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(54) TiUe: PREPARATION OF PARTIALLY HYDROGENATED RAC-ANS A-METALLOCENE COMPLEXES 
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(57) Abstract: The invention relates to a process for preparing hydrogenated or partially hydrogenated, racemic ansa-metallocene 
complexes by reacting bridged or unbridged transition metal complexes with alkali metal compounds or alkaline earth metal com- 
pounds, heating the resulting reaction mixture to a temperature in the range from -78 to 250**C and at least partially hydrogenating 
the reaction products in the presence of a suitable catalyst, to the corresponding hydrogenated or partially hydrogenated metallocenes 
and to their use as catalysts or as a constituent of catalysts for the polymerization of olefinically unsaturated compounds or as reagents 
or catalysts in stereoselective synthesis. 
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P reparation of p artially Kydrogenated rac-ansa-metallocene complexes 



The present Invention relates to a process for preparing hydrogenated or partially hydrogenated, 
5 racemic ansa-nnetallocene complexes, to the complexes themselves and derivatives thereof and 
to their use as catalysts or as a constituent of catalysts for the polymerization of olefinically unsa- 
turated compounds or as reagents or catalysts in stereoselective synthesis. 

Apart from stereospecific olefin polymerization, enantioselective organic synthesis is increasingly 
10 offering interesting possible uses for chiral metallocene complexes of metals of transition groups 
III - VI of the Period Table of the Elements. The applications mentioned generally require the use 
of a metallocene complex in its racemic form, i.e. without meso compounds. In the case of the 
diastereomer mixture (rac and meso form) usually obtained in metallocene syntheses of the prior 
art, the meso fomi has to be separated off. There have therefore been attempts in the past to 
15 develop racemoselective syntheses of ansa-metallocenes, and corresponding synthetic routes of 
a general nature are described, for example, in WO 99/15538 and in DE 10030638. The racemo- 
selective synthesis of ansa-metallocenes proceeds via the intermediate of an ansa-metallocene 
bisphenoxide or an ansa-metallocene biphenoxide. 

20 Hydrogenated metallocenes such as ethylenebls(tetrahydroindenyl)zirconium dichloride and di- 
methylsilanediylbis(tetrahydroindenyl)zirconium dichloride are known from J. Am. Chem. Soc. 
(1996), 118. 2105. J. Mol. Katal. A, Chem. (1995), 102, 59, EPA 0643079 and JPA 07292019. 
They are suitable for the preparation of polyoiefins such as isotactic polypropylene, copolymers 
and elastomers. In addition, a series of further, hydrogenated metallocenes are also known, cf. 

25 EPA 0581754, JPA 07041521. Hydrogentated and partically hydrogenated metallocenes have 
likewise been described as catalyst precursors for the polymerization of olefins, cf., for example, . 
EPA 0344887, EPA 0185918 and EPA 0537686. Hydrogenated and partially hydrogenated me- 
tallocenes have a different three-dimensional structure and different polymerization properties 
compared to their unsaturated analogues, and this altered structure and properties leads to 

30 advantageous effects and possible uses in particular applications. 

In the prior art, the preparation of hydrogenated or partially hydrogenated ansa-metallocehes, in 
particular tiiose having partially hydrogenated indeny! systems as ligands, is usually carried out 
via preparation of the bisindenyl-zirconocene dichlorides. their Isolation and subsequent hydro- 
35 genation, followed by isolation of the hydrogenated or partially hydrogenated product by crystal- 
lization (cf., for example, EP 839 822 and references cited therein). This synthetic route has a 
number of disadvantages: 

The synthesis of the ansa-metallocene dichloride complexes is normally carried out via the gene- 
40 ral route using zirconium tetrachloride as metal source: here, the ansa-ligand is dissolved in tolu- 
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ene, deprotonated by means of strong bases and then reacted with zirconium tetrachloride to give 
the corresponding ansa-metallocene dichioride (plus two equivalents of lithium chloride). The 
ansa-metaliocene dichloride, which mostly precipitates during its fonnation, is separated off from 
the lithium chloride by known methods and the complex is, if appropriate, purified further by cry- 
5 stallization. 

This "classical" reaction route has two significant problems. Apart from the desired racemate, 
virtually equivalent quantities of the mirror-symmetric meso diastereomer are formed in most 
cases. In addition, the yields of rac/meso mixture achieved using this strategy are relatively low (in 

10 the order of from about 30 to 40%). However, when the ansa-metallocene dichlorides are to be 
employed as catalysts for the polymerization of substituted olefins, only the racemates can be 
used (as mentioned above). In terms of the ansa-metallocene dichloride synthesis, this requires 
an often laborious and disadvantageous rac/meso separation or even destruction of the meso 
complex. As a result of this. the final yield of pure rac-ansa-metallocene dlchioride is usually not . 

1 5 more than 1 5 - 20%. 

Further disadvantages are associated with the efficiency of the synthesis. As described above, 
the ansa-metallocene dichloride has to be separated from the lithium chloride which is formed 
simultaneously. This step is often relatively difficult since the separation of the sparingly soluble 
20 (particulariy in toluene) ansa-metallocene dichloride from the likewise virtually insoluble (in tolue- 
ne) lithium chloride requires large amounts of solvent and therefore limits the productivity and 
efficiency of ttie synthetic route. 

Furthermore, owing to the low solubility of the ansa-metallocene dichloride in hydrocarbon sol- 
25 vents, the concentrations of the complex in the hydrogenation reaction of this complex are relati- 
vely low in most cases. This also restricts the productivity and efficiency of the overall synthetic 
route. 

•For this reason, partially hydrogenated ansa-metallocenes have hitherto only been obtainable if 
30 often considerable losses in yield and uneconomical synthesis conditions are accepted. 

It is an object of the present invention to avoid the disadvantages of the prior art and provide a 
simple and cost-effective but at tffe same time highly effective process for preparing hydrogenated 
and partially hydrogenated, racemic metallocene complexes which are virtually free of meso iso- 

35 mer (NMR measurement accuracy). A particular object of the present invention is to find a race- 
-moselective synthetic route to hydrogenated and/or partially hydrogenated metallocene comple- 
xes which leads in a simple and inexpensive manner to end products which can be isolated in 
pure form. A further object Is to find hydrogenated or partially hydrogenated, racemic metallocene 
complexes which can either be used directly as catalysts, primarily for olefin polymerization, or be 

40 used after modification, for example after substitution of an "auxiliary ligand", as or in catalysts, 
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primarily for olefin polymerization, or which can be used as reagents or catalysts In stereoselecti- 
.ve synthesis. 

We have found that this object is achieved by the process defined in the claims, the resulting hy- 
5 drogenated or partially hyrogenated. racemic metallocene complexes (VI) and their use as cata- 
lysts or in catalysts for the polymerization of olefinically unsaturated compounds or as reagents or 
catalysts in stereoselective synthesis. 

The terms "meso form", "racemate" and thus also "enantiomers" in the context of metallocene 
10 complexes are known and defined, for example, in Rheingold et al., Organometailics 11 (1992), p. 
1869-1876. 

For the purposes of the present Invention, the temi "virtually meso-free" means that more than 
80%, preferably at least 90%, of a compound are present in the form of the racemate, particularly 
preferably at least 95%, 

15 

In the present context, the term "hydrogenated or partially hydrogenated" means that at least one 
pair or a plurality of pairs of the unsaturated carbon atoms, i.e. sp^-hybridized carbon atoms, pre- 
sent in the ligand system prior to the hydrogenation step are hydrogenated, i.e.. are present after 
the hydrogenation in hydrogen-saturated form, namely as sp^-hybridized carbon atoms. 

20 

The process of the present Invention for preparing hydrogenated or partially hydrogenated. race- 
mic ansa-metallocene complexes comprises the following seps: 
reacting bridged or unbridged transition metal-aromatic complexes of the fomnula I 




•where the substituents and indices have the following meanings: 
35 M is titanium, zirconium, hafnium, vanadium, niobium, tantalum, chromium, mo- 

lybdenum, tungsten or an element of transition group III of the Periodic Table and the 
lanthanides, 

X are Identical or different and are each fluorine, chlorine, bromine, iodine, hydrogen, 

Ci-Cicr-aIkyl. Ce-Ciff-aryl, alkylaryl having fnDm 1 to 10 carbon atoms In the alkyi 
40 part and from 6 to 20 carbon atoms in the aryl part. -OR^^ or -NR''°R^\ 
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10 



R'toR* 



15 

Y, 

20 



is an integer from 1 to 4 and corresponds to the valence of M minus 2, 
are identical or different and are each hydrogen, halogen, Ci-Qao-allcyi, 3- to 8- 
membered cycloalkyi which may in turn bear a Ci-Cio-all<yI group as substituent, 
Ce-Cis-aryl, all<ylaryl having from 1 to 10 carbon atoms in the all<yl part and from 6 
to 20 carbon atoms in the aryl part, arylallcyl having from 1 to 10 carbon atoms in the 
all<yl part and from 6 to 20 carbon atoms in the aryi part, where adjacent radicals 
from R^ to R^ may also form saturated, partially saturated or unsaturated cyclic 
groups having from 4 to 15 carbon atoms, Si(R^)3, -OR^°, -SR^°, -N{R^\ -P(R^\, 
and ail the abovementioned radicals may be fully or partially substituted by 
heteroatoms, 

are identical or different and are each Ci-C2o-alkyl, C7-Ci(r-cycioalkyl, Cg-Cis-aryl, 
where the radicals mentioned may be partially or fully substituted by heteroatoms, 
are identical or different and are each Ci-Cio-allcyl. Ce-Cis-aryl, Ca-Cio-pycloalkyl, 
alicylarylorSi(R")3, 

are Identical or different and are each Ci-Cio-allcyl, Ce-Cis-aryl. Ca-Cio-cycloalkyI, 
aikylaryi; 

are identical or different and are each 

R12 R12 R12 fl12 



-M1- 



R12 



Ml — M1— 
R12 R12 



MI-CR2I2— 



R12 



25 



R12 

I 

C — 



R12 



R12 

-O M1— 



R12 



R12 R12 

-C — c— 



R12 R12 



30 



>12 



35 



40 



where 
012 



m 
Y 

R', R" 



or =BR". =AiR".-Ge-, -Sn-. -0-. -S-, =SO. =S02, =NR'^ =C0. =PR" or =P(0)R 

are identical or different and are each hydrogen, halogen, Ci-Cio-alkyl, Ci-Cio-fluo- 
roalkyl, Ce-Cio-fluoroaryl, Cs-Cio-aryl, Ci-Ci(r-alkoxy, Cz-CKr-alkenyl, C7-C40- 
arylalkyl, CB-C4o-arylaIkenyl, C7-C4o-alkylaryl, or two radicals R" together with the 
atoms connecting them form a ring, 
is silicon, germanium or tin and 
is 0, 1,2 or 3, or 

is nonbridging and represents two radicals R' and R", where 
are as defined for R^ to R' and R', R" together with adjacent radicals R^, R^ may also 
form saturated, partially saturated or unsaturated cyclic groups having from 4 to 15 
carbon atoms. 
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with cyclopentadienyi derivatives of tlie formula II 



5 



10 



15 

(II) 

where 



20 




is a divalent group such ^s 



35 





40 



is a divalent group such as 
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5 




and the substituents and indices liave the following meanings: 

R^^. R^^'. R^"^. R^"*' are Identical or different and are each hydrogen, halogen, Ci-C2or-alkyl, 3- 
to 8-membered cycloalkyi which nr^ay In turn bear a Ci-Cio-alkyl group as substitu- 
ent. Ce-Cis-aryl. alkylaryl having from 1 to 10 carbon atoms In the alkyi part and 
from 6 to 20 carbon atoms in the aryl part, arylalkyi having from 1 to 10 carbon atoms 
in the alkyI part and from 6 to 20 carbon atoms In the aryl part, -OR^°, -SR^^ - 
N(R'\.-P{R'°)2orSi(R®)3. 

Z ' is a -tQ(R^^)(R' V g^ouPi where 

Q may be identical or different and are each silicon, germanium, tin or carbon, 

R^^ R^® are each hydrogen. Ci-Cio-alkyl, Cs-Cio-cycloalkyI or Ce-Cis-aryl. and 
q is 1,2, 3 or 4; 

R"-R^, R^^-R^ are Identical or different and are each hydrogen. Ci-Czo-alkyl, 3-to 8- 

membered cycloalkyi which may In turn bear a Ci-Cio-alkyl group as substltuent, Cs- 
Ci5-aryl or arylalkyi, where adjacent radicals may together fbmn cyclic groups having 
from 4 to 15 carbon atoms, or SI(R^^)3, and 
Is an alkali metal ion or alkaline earth methal ion, and 

p . Is 1 when Is an alkaline earth metal ion and is 2 when is an alkali metal ion; 

and heating the resulting reacton mixture to a temperature in the range from minus 78*C to 
250°C, with or without addition of free radicals or free radical fomaers, to give a complex of the 
formula III 



10 



15 



20 



25 



35 



40 
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10 




15 (III) 

and at least partially hydrogenating III by means of hydrogen in the presence of a suitable cata- 
lyst 

20 it has surprisingly been fqund that the racemoseiective synthesis of hydrogenated or partially 
hydrogenated metallocene complexes can be achieved successfully when transition metal com- 
plexes of the formula I are prepared, preferably without isolation of mtemnediates, from corre- 
sponding bridged biphenqxide-type or unbridged bisphenoxide-type ligands by reaction with tran- 
sition metal halides in a manner known per se, these complexes are reacted with cyclopentadie- 

25 nyl derivatives of the formula II to give biphenoxide- or bisphenoxide-substituted metallocenes 
having aromatic bisindenyl ligands, or heteroatom-containing analogues thereof, of the formula 111 
which are subsequently cataiytically hydrogenated in the reaction mixture. It has been found that 
this reaction route leads racemoselectively and in high yields to the conresponding hydrogenated 
or partially hydrogenated, racemic biphenoxide- or bisphenoxide-substituted ansa-metallocenes. 

30 In this way, a yield-reducing, complicated dlastereomer separation is avoided. 

The hydrogenated or partially hydrogenated, racemic biphenoxide- or bisphenoxide-substituted 
ansa-metallocenes can be used "as catalysts either directly or after conversion into the correspon- 
ding partially hydrogenated ansa-metallocene dichloride complexes by replacement of the • 

35 phenoxide ligands. Since the biphenoxide- or bisphenoxide-substituted ansa-metallocenes are, in 
contrast to the corresponding hydrogenated or partially hydrogenated ansa-metallocene dichlori- 
de complexes, relatively readily soluble in organic solvents, separating them from LiCI or other 
salts or the hydrogenation catalyst is considerably simpler. Furthenmore, the synthesis can be 
carried out in highly concentrated solutions, which further improves the economics of this reaction 

40 route. 
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In the process of the present invention, preference is given to using bridged or unbridged transiti- 
on metal-aromatic complexes of the formula I, 



R3v R4 . R\ R6 



10 



(I) 



15 



which are prepared in a manner l<nown per se from compounds of the formula iV 



r3v R4 r5^ R6 



20 




H H 



(IV) 

25 by deprotonation using suitable deprotonating agents and the subsequent reaction of the depro- 
tonated compounds with a suitable transition metal compound of the formula V 



MX4(Lewis base)k 



(V) 



30 



Where k is 0. 1 or 2. with, the substltuents and indices In the fomnulae (I), (V) and (IV) having the 
following meanings: 



M 
X 



35 



40 



is titanium, zirconium, hafnium, in particular zirconium; and 
are Identical or diffeTent and are each fluorine, chlorine, bromine, iodine, preferably 
chlorine, or Ci-Ce-alkyI such as methyl, ethyl, n-propyl, isopropyl, n-butyl, sec-butyl, 
i-butyl, preferably tert-butyl, or alkoxide -OR® or amide -N(R®)2 where R® are identical 
or different and ai;e each preferably Ci-Cio-alkyl, Ce-Cis-aryl, aikylaryl. arylalkyi, fluo- 
roalkyi or fiuoroaryl each having from 1 to 10 carbon atoms in the alkyi radical and 
from 6 to 20 carbon atoms In the aryl radical, for example methyl, ethyl, i-propyl, tert- 
butyl, phenyl, naphthyl, p-toiyi, benzyl, trifluoromethyl, pentafluorphenyl. 
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The substltuents to are identical or different and are each preferably hydrogen, fluorine, 
chlorine, bromine, Iodine. Ci-CztralkyI, -OR^°, -SR^°, -N(R^°)2, -P(R^^2 or SI(R% where R® and 
R^*^ are Identical or different arid are each Ci-Cio-alkyl, Ce-Cis-aryl, Ca-Cio-cycioalkyl, all^ylaryl. 

5 Furthermore, the substltuents R^ to R® may each be 3- to 8-membered cycloalkyi which may in 
turn bear a Ci-Cio-alkyl radical such as methyl, ethyl or propyl as substituent. Examples of such 
cycloalkyi radicals are cyclopropyl, cyclopentyi, preferably cyclohexyl, norbornyl. In particular em- 
bodiments. R^ to R® may also be Ce-Cis-aryl such as phenyl or naphthyl or alkylaryl having from 1 
* to 10 carbon atoms in the alkyi part and from 6 to 20 carbon atoms in the aryl part, e.g. p-toiyi; 

10 arylalkyi having from 1 to 10 carbon atoms in the alkyI part and from 6 to 20 carbon atoms In the 
aryl part, e.g. benzyl, neophyl; or triorganosllyl such as SI(R®)3, where R® are Identical or different 
and are each Ci-C2(ralkyl, Ca-Cio-cycloalkyI, Ce-Ciff-aryl, for example.trimethylsllyl,.tert- 
butyldimethylstlyl, triphenylsilyi. The radicals mentioned can of course also be partially or fully 
substituted by heteroatoms, for example by S-, O- or halogen-containing stnjctural . elements. 

15 Examples of such substituted radicals R^ to R® are the trifluoromethyl, pentafluoroethyl, heptafluo- 
ropropyl, heptafluoroisopropyl and pentafluorophenyi groups. 

Preferred substltuents R^ and R° for bridging Y and R\ R\ R" and R® for nonbridging Y are. inde- 
pendently of one another. C,-Cio-aikyl groups such as methyl, ethyl, n-propyl, isopropyl, n-butyl, 
20 sec-butyl, i-butyl, tert-butyl, preferably simply methyl. Particular preference is given to all substltu- 
ents R\ R\ R" and R® for nonbridging Y being Identical and each being methyl and the substltu- 
ents R^ and R^ In the case of bridging Y being identical and each being tert-butyl groups. 

In preferred embodiments, R\ R\ R" and R® for nonbridging Y are ail methyl, particulary pre- 
25 ferably with Y^ being -0-. i.e. 2 molecules of 2.6-dimethylphenoi are used as iigands in formula 
(IV). In addition, the use of 2,4,6-trimethylphenoi and 2,4-di-tert-butylphenol is also preferred 
according to the present invention. 

The substltuents R^ and R° can be varied within a wide range to alter the solubility of the metal- 
30 locene complexes (ID) and (VI) resulting from the process of the present invention and, according 
to the present invention, are identical or different and are each hydrogen, fluorine, chlorine, bro- 
mine. Iodine, preferably chlorine, alkoxide -0R^°, thiolate -SR^^ amine -N{R^V -P(R^°)2 or 
Si(R®)3, where R® and R^° are identical or different and are each Ci-Cio-alkyl, Ca-Cio-cycloalkyI, in 
particular 3- to 8-membered cycloalkyi which may In turn bear a Ci-Cio-alkyl radical such as me- 
35 thyl, ethyl or propyl as substituent. Examples of such cycloalkyi radicals are cyclopropyl. cyclo- 
pentyi, preferably cyclohexyl, norbornyl. Furthermore, R^ and R^° may also be halogen- 
substituted alkyI or cycloalkyi radicals, for example trifluoromethyl, pentafluoroethyl. heptafluoro- 
propyl or heptafluoroisopropyl. 

40 
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A person skilled in the art will clioose alkyi, cycloalkyi or aromatic substituents and to in- 
crease tlie solubility of the metallocene complexes in nonpolar solvents and wilt choose polar 
substituents R^ and R^ for example halogen, alkoxide, thiolate, amine and the like, to reduce the 
solubility of the complexes in nonpolar solvents. 

5 

In the latter case, R^ and R® are preferably halogens such as chlorine or bromine, alkoxides 
-OR^°, thiolates -SR^° or amines -N(R^°)2. where R^° is methyl, ethyl, n-propyl, isopropyl, tert- 
butyl, cyclopropyl. cyclopentyl, cyclohexyl, norbornyl. 

10 Very particular preference is given to R^'* being methyl. R^ and R^ In formula (I) are particularly 
preferably chlorine, bromine, methoxy, ethoxy, isopropyloxy, tert-butyloxy, cyclopropyloxy or cy- 
clohexyloxy. 

Variation of the substituents R^ and R^ over a wide range does not have an adverse effect on the 
15 racemoselectivity of the synthesis, so that appropriate choice of the substituents, taking account 
of the chosen reaction conditions, enables the yield of the synthesis to be increased and impro- 
ved in a targeted manner. 

For the purposes of the present invention, pfienoxides, biphenoxides or bisphenoxides (or their 
20 analogous derivatives) are all compounds of the formula IV and their analogous derivatives clai- 
med according to the present invention, i.e. both those particular compounds and ligands having 
this basic structure and other elements or groups as defined for Y'' in place of the phenol oxygen 
Jn the position Y\ 

25 Apart from the abovementioned bridges Y and Y\ preferred bridges in particular embodiments of 
the invention are methylene -CH2-, -S-, -0-. -C(CH3)2-; very particular preference is given to the 
bridges Y^ being identical and each being oxygen -0-. Furthermore, partiicular preference is giveri 
to biphenoxides in which m is zero and both Y'^ are oxygen. 

30 When Y is nonbridging and represents two radicals R' and R", these are preferably defined as for 
R^ to R®, including the radicals Indicated as preferred there. Furthermore, R\ R" together with 
adjacent radicals R^, R^ can form saturated, parfiaily saturated or unsaturated cyclic groups ha- 
ving from 4 to 15 cart)on atoms. 

35 Suitable deprotonating agents for the deprotonation of (IV) are, for example, n-butyllithium, tert- 
butyllithium, sodium hydride, potassium tert-butoxide, Grignard reagents derived from magnesi- 
um, magnesium compounds such as di-n-butylmagnesium, (n,s)-dibutylmagnesium or other sui- 
table alkyI compounds of alkaline earth metals or alkali metals. 



40 



wo 2004/037838 



11 



PCT/EP2003/011679 



The bridged or unbridged transition metal complexes of thie fomnuia (I) are subsequently reacted 
with cyclopentadlenyl derivatives of the formula (II): 



10 



15 




(II) 



where the substituents and indices are as defined above, using methods which are generally 
20 known to those skilled in the art 

As cyclopentadlenyl derivatives of the fonmula (II), preference Is given to using those in whic^ 



25 



and 



are 



30 




and 



35 



and in which is an alkali metal ion or an alkaline earth metal ion, in particular Li, Na, K, Rb, Cs, 
Be, Mg, Ca, Sr or Ba, where p = 1 in the case of Be, Mg, Ca, Sr, Ba and p = 2 in the case of U, 
Na, K, Rb, Cs, with the radicals R" to R* and R^^ to R^ being as defined above. 
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A well suited procedure has been found to be the following, which is generally carried out in the 
temperature range from -78 to 1 10*^0, preferably initially at about 20''C, and in which the reaction 
may, if necessary, be completed by boiling under reflux. 

5 The compounds of the formula (IV) are firstly deprotonated in a suitable solvent or solvent mixtu- 
re, for example toluene or tetrahydrofuran (THF), by means of, for example, sodium hydride or n- 
butyllithium and the transition metal compound, for example the hallde such as titanium tetrachlo- 
ride, zirconium tetrachloride or hafnium tetrachloride, is subsequently added, advantageously in 
the form of the bis-THF adduct or the DME adduct of the formula (V). As an alternative, the de- ' 

10 protonated compound of the fbrnnula (IV) can be added to a solution of the transition metal com- 
pound. After the reaction is complete, the product (I) can generally be obtained by crystallization 
after salts have been separated off. However, preference is given to using the reaction mixture 
which has been freed of salts for the further procedure v^thout isolation of (I). 

15 The bridged or unbridged transition metal complexes (1) generally still contain from 1 to.4 equiva- 
lents of the Lewis base which is generally introduced via the synthetic route. Examples of such 
Lewis bases are ethers such as diethyl ether or tetrahydrofuran (THF) and also amines such as 
TMEDA. However, it is also possible to obtain the transition metal complexes (II) free of Lewis 
bases, for example by drying under reduced pressure or by choosing other solvents in the syn- 

20 thesis. Such measures are known to those skilled in the art 

The transition metal complexes of the formula (I) are reacted as described above with cyclopen- . 
tadienyl derivatives of the formula (II), with or without subsequent heating of the reaction mixture 
obtained and in the presence or absence of free radicals or free radical formers, as described 
25 below. 

Preference is given to using transition metal complexes (I) in which M is zirconium and the radi- 
cals R** to R° have the above-described preferred meanings and in which Y'^ are each oxygen. 
Very well suited complexes are dichiorozirconium bis(2,6-dimethylphenoxide), dichlorozirconium 

30 bls(2,4,6-trimethylphenoxide), dichlorozirconium bis(2,6-dimethyl-4-chlorophenoxide), dichlorozir- 
conium bis(2,6-dimethyl-4-bromophenoxide), dichlorozirconium bi5(2,6-dimethyl-4- 
methoxyphenoxide), dichlorozirconium bis(2,6-dimethyl-4-ethoxyphenoxide), dichlorozirconium 
bis(2,6-dimethyl-4-tert-butoxyphehoxide), dichlorozirconium bis(2,4-di-tert-butyIphenoxide), dichlo- 
rozirconium bis(3,5-di-tert-butylphenoxide), dichlorozirconium 3,3'-di-tert-butyl-5,5-dimethoxy-1,1*- 

35 bi-2-phenoxide, dichlorozirconium 3,3'-di-tert-butyl-5,5'-diethoxy-1,r-bi-2-phenoxide, dichlorozir- 
conium 3,3'-dl-tert-butyl-5,5 -dipropyloxy-1 ,1 -bi-2-phenoxide, dichlorozirconium 3,3'-di-tert-butyl- 
5,5*-dimethylthio-1 , 1 '-bi-2-phenoxide, dichlorozirconium 3,3'-di-tert-butyl-5,5'-diethylthio-1 , 1 -bi-2- 
phenoxide, dichlorozirconium 3,3*-dl-tert-butyl-5,ff-dipropylthio-1,r-bi-2-phenoxide, their solvent 
adducts and the zirconium bisphenoxide and zirconium biphenoxide compounds mentioned in the 

40 examples. 
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The reaction according to the present invention of compounds of the fonnula (I) with cyclopenta- 
dienyl derivatives of the formula (II) in the process of the present invention leads initially in a 
known manner to the transition metal complexes of the formula (III) 



10 



15 




(III) 

where alt substituents are as defined above, including the preferred substituents. 

In a further process step, the complexes of the fonnula (III) are at least partially hydrogenated in . 
the presence of a suitable catalyst to give hydrogenated or partially hydrogenated, racemic ansa- 
metallocene complexes of the formula (VI): 



30 



35 




(VI) 



40 
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where the substituents and indices have the abovementadned meanings, in particular the prefer- 
red meanings, and: 



5 




is a divalent group such as 



10 




and 




is a divalent group such as 



25 



30 



»iff 



jiff. 



or 




3) N — 

rIt/ Rir/ 



35 



where: 



40 Z 



R*"^, R"** are identical or different and are each hydrogen, halogen, Ci-Czor-alkyI, 3- 
to 8-membered cycloalkyi which may in turn bear a CrCio-all<yl group as substitu- 
ent, Ce-Cis-aryi, aikylary! having from 1 to 10 carbon atoms in the aikyi part and 
from 6 to 20 carbon atoms in the aryl part, arylalkyi having from 1 to 10 carbon atoms 
in the alkyi part and from 6 to 20 carbon atoms in the aryl part, -OR^°, -SR^°, 
-N(R^°)2. -P(R^'')2 or Si(R°)3, and 
Is a -IQ(R''^{R^%- group, where 
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can be identical or different and is silicon, genmanium, tin or carbon, 
are each hydrogen, CrCio-alkyl, Ca-Cio-cycloalkyI or Ce-Cig-aryl. and 
is 1,2, 3 or 4; 

R^^-R^ are identical or different and are each hydrogen, Ci-CacralkyI, 3- to 8- 
membered cycloalkyi which may in turn bear a Ci-Cio-alkyl group as substituent, Ce- 
Ci5-aryl or arylalkyl. where adjacent radicals may also togetiier form cyclic groups 
having from 4 to 15 carbon atoms, or Si(R")3. 



Particular preference is given to 

10 




where R''^-R^° R^^-R^°' are identical or different and are each preferably hydrogen, CrCio-alkyi, 
where adjacent radicals may together also form cyclic groups having from 4 to 15 carbon atoms. 

The hydrogenation can be carried out in Oie presence of a homogeneous or heterogeneous cata- 
lyst, preferably a heterogeneous catalyst. Suitable catalysts are Pt, Pd, Rh, Ru, Os and also nlk- 
kel, Raney nickel, their oxides, salts or complexes, mixtures thereof, if desired on suitable catalyst 
supports. Particular preference is given to carrying out the hydrogenation in the presence of hete- 
rogeneous palladium catalysts, in particular palladium on carbon or activated carbon. 

Further examples of hydrogenation catalysts which are suitable for the purposes of the present 
invention are palladium on barium sulfate, palladium on aluminum oxide, palladium black, palladi- 
um sponge, platinum oxide, platinum black, platinum sponge, platinum dioxide, etc. 



Q 
q 



30 



35 



40 
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Suitable hydrogenation catalysts are in principle those compounds or elements whicli do not hy- 
drogenate or only partly, hydrogenate the solvent under the hydrogenation conditions employed. 

The catalytic hydrogenation is preferably carried out in the temperature range from 0**C to ISO^'C, 
5 in particular in the range from 15**C to lOO^'C. The solvents used in the reaction are suitable hy- 
drogenation-stable solvents, particularly preferably halogen-free solvents. Solvents which are 
suitable for this purpose are aromatic solvents such as benzene, toluene, xylene (as an isomer 
mixture), o-xylene, m-xylene, p-xylene, mesitylene, tetralin, anisole, cumene, 1,2-diethylbenzene, 
1,3-diethylben2ene, 1,4-diethylben2ene, 1-ethyl-2-methylben2ene, 1-ethyl-3-methylbenzene, 1- 
10 'ethyl-4-methylbenzene. Preference Is given to anisole» toluene, benzene, xylenes (as a mixture or 
pure substances) and tetralin. 

Further suitable solvents are aromatic or aliphatic ethers such as anisole, ethyl phenyl ether, iso- 
propyl phenyl ether, diethyl ether, di-n-butyl ether, tert-butyl methyl ether, tetrahydrofuran, dioxane 
15 and dimeihoxyethane (DME). It is also possible to use esters of aliphatic or aromatic carboxylic 
acids as solvents, for example ethyl acetate and propyl butyrate. 

Furthermore, it is also possible to use halogenated solvents such as dichloromethane. However, 
preference is given to using nonhalogenated solvents since the use of halogenated solvents In 
20 relatively large quantities is only possible when strict safety and environmental regulations are 
adhered to. In addition, only hydrogenation catalysts having a low activity, e.g. platinum black or 
platinum dioxide, can be used in chlorinated solvents If halogenation reactions are to be avoided. 
The halogenation reactions lead to decomposition of the product and to conrosion problems In the 
apparatuses used. 

25 

The heterogeneously catalyzed hydrogenation in the process of the present invention is generally 
carried out in appropriate pressure vessels, i.e. autoclaves, which are pressurized with hydrogen 
gas (H2). Suitable hydrogen pressures are in the range up.to 100 bar, preferably up to 30 bar, 
particulariy preferably up to 20 bar. 

30 

The racemic metallocene complexes of the formula (VI) which have been hydrogenated or par- 
tially hydrogenated according to the present invention can be used either directly as catalysts or 
as constituents of catalysts for tKe polymerization of olefinically unsaturated compounds or as 
reagents or catalysts in stereoselective synthesis, or can generally be modified further. 

35 

In particular, one or both of the phenoxide ligands or the single biphenoxide ligand in the complex 
(VI) can, for example, be replaced by substitution before further use. Suitable substitution me- 
thods are reacHon of the racemic metallocene complexes of the fonnula (VI) with SOCI2, silicon 
tetrachloride, methylaluminum dichloride, dimethylaluminum chloride, aluminum trichloride, diat- 
40 kylaluminum chlorides, aluminum sesquichlorides, particulariy preferably ethylaluminum dichlori- 
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de, or a BrOnsted acid such as hydrogen halide, i.e. HF, HBr, HI, preferabiy IHCI, which is gene- 
rally used as such or as a solution in water or an organic solvent such as diethyl ether or THF. 
Well-suited solvents are aliphatic hydrocarbons such as pentane, hexane, heptane, aromatic hy- 
• drocarbons such as toluene, ortho-, meta- or para-xylene or Isopropylbenzene (cumene), ethers 
5 such as tetrahydrofuran (THF), diethyl ether, methyl tert-butyl ether or dimethoxyethane (DME), 
amines such as diisopropylamine, tetramethylethanediamine (TMEDA) or pyridine. 

Also suitable are Lewis-base-containing solvent mixtures comprising hydrocarbons and ethers or 
amines or both, for example mixtures of toluene and THF, toluene and DME or toluene and 

10 TMEDA, with the Lewis base generally being present in an amount of 0.01-50 mol%, preferably 
0.1-10 mol%, based on the solvent mixture. Particularly useful substitution reagents are carboxy- 
llc acid halides such as acetyl chloride, phenylacetyl chloride, 2-thiophenacetyl chloride, trichlo- 
roacetyl chloride, trimethylacetyl chloride, O-acetyimandeiyI chloride, 1,3,5-benzenetricarboxylic 
chloride, 2.6-pyridinecarboxyiic chloride, tert-butylacetyl chloride, chloroacetyl chloride, 4-chlo- 

15 rophenylacetyl chloride, dichloroacetyl chloride, 3-methoxyphenylacetyl chloride, acetyl bromide, 
bromoacetyl bromide, acetyl fluoride, benzoyl fluoride, with these generally being used in the abo- 
vementioned solvents or as such. 

This usually gives the analogous nionohalide or dihalide of the formula (Via) 

20 



25 



30 




(Via) 

35 

where Hal is fluorine, chlorine, bromine or Iodine. 

Preferred metallocenes of the formula Via, which can be prepared by the process of the present 
invention are, without being restricted thereto: 
40 rac-dimethylsilanediylbis(4,5,6,7-tetrahydroindenyl)2irconium dlchloride. 
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rac-dimethylsilanediylbis(2-methyl-4,5,6J-tetrahydroIndenyl)rf dichloride, 
rac-dimethylsilanediylbis(2^.5.6J-tetrahydromethylindenyl)2irconI^ dibromide, 
rac-dimethylsilanediylbis(2-methyl-4-phenyM,5.6J4etrahydroindenyl^ dichloride. 
racMlimethylsilanediylbis[2-methyl-4-(1-naphthylH.5,6J-tet^^ dichloride. 

5 racHdimethylsilanediylbis[2-methyl-4-{1"naphthyl)-4,5,6J4etrahydro dichloride. 
rac-dimethylsilanediylbis(2-methyl-6.7-dihydro-4,5-benzoindenyl)zirconium dichloride, 
rac-dimethylsllanediylbis(4,6.6,7-tetrahydro-4.5-benzoindenyl)zirconium dichloride. 
racHdimethylsilanediylbis(2-methyM,6-diisopropyM.5,6J-tetrahydrolndenyl)^^ dichloride, 
rac-dimethylsilanediylbis(2-methyl-^,6-diisopropyM,5.674etrahydroindenyl)zirc^ difluoride, 

1 0 racHiimethylsilanediylbis(2-ethyM,5.6.74etrahydrolndenyl)zirconium dichloride, 

rao<limethylsilanediylbis(2-ethyM-phenyI-4,5.6.7^tetrahydrolndenyl)zirco dichloride, 
rac<llmethylsilanediylbis(2-^thyl-4-phenyM,5,6,74etrahydroindenyI)ha dichloride, 
racKlimethylsilanediylbis[2-ethyl-4-(1-naphthylH.5,6,74etrahydroindenyl^^^ dichloride, 
rac-dimethylsilanediylbls(2-ethyl-6,7<llhydro-4,5-ben2olndenyl)2irconium dichloride, 

1 5 rac<limethylsiIanediylbis(4,5-benzo-4,5,6 J-tetrahydroindenyl)zirconium dichloride. 

rac-dimethylsilanediylbis(2-ethyl-4,6-diisopropyI-4.5.6.7-tetrBhydroindenyl)zi^^^ dichloride, 
rac-dimethylsilanediylbis(2^thyl-4.6Hdimethyl-4.5,6.74etrahydroindenyl)zir^^ dichloride, 
rac-dimethylsilanediylbis(2,4,6-trimethyM.5,6.7--tetrahydroindenyl)hafnium dichloride, 
rac-isopropylldenebis{4,5,6,7-tetrahydroindenyl)2irconium dichloride 

20 rac-ethanediylbis(4,5,6,7-tetrahydroindenyl)zirconium difluoride, 
rac-ethanedlylbis(4,5,6,7-tetrahydroindenyl)zirconium dichloride, 
rac-ethanediylbis{4,5,6,7-tetrahydroindenyl)zirconium dibromide, 
rac-ethanediylbis(2-methyW,5,6.74etrahydroindenyl)zirconium dichloride, 
rao-ethanediylbis(2-ethyi-4,5,6,7-tetrahydrolndenyl)zlrconium dichloride, 

26 rac-ethanediylbls(2-ethy!-4.6-diisopropyl-4,5,6,7-tetrahydroindenyl)zirconium dichloride, 
rac-ethanediylbis(2-methyl-6,7-dihydro-4,5-benzoindenyl)zirconium dichloride. 
rac-ethanediylbis(2-ethyl-6,7-dihydro-4,5-benzoindenyl)zirconium dichloride, .- 
rac-ethanediylbis(2-ethyl-4,5,6.7-tetrahydroindenyI)zirconium dichloride. 
rac-ethanediylbis(2-ethyM-phenyl-4.5,6,7-tetrahydroindenyl)2irconium dichloride, 

30 rac-ethanediylbisbis(2-^thyl-4-phenyl-4,5.6,74etrahydroindenyl)hafnium dichloride, 
.rac-ethanediylbis[2-ethyl-4-(1-naphthyl)-4,5,6,74etrahydroindenyl]zl^ dichloride, 
and also the compounds mentioned in the examples. 

A further well-suited substitution method is reaction of the hydrogenated or partially hydrogenated, 
35 racemic metallocene complexes of the formula (VI) with organoaluminum compounds such as tri- 
Ci-Cio-alkylaluminums, i.e. trimethylaluminum, triethylaluminum, tri-n-butylaluminum, triisobutyla- 
luminum. On the basis of the present state of knowledge, this generally forms the organo com- 
pound analogous to (VI) (organic radicals In place of the bi(s)phenoxlde, e.g. CrCicralkyI such as 
methyl, ethyl, n-butyl, l-butyl) and, for example, the organoaluminum binaphthoxide. 

40 
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In the substitution reactions, the components are usually used in a stoichiometric ratio, which 
depends on whether a monosubstituted or disubstituted product is to be obtained. 

In particulariy prefenred embodiments, rac-ethanediylbis(4,5,6,7-tetrahydroindenyl)zirconium 
5 dichloride is prepared in the process of the present invention by reacting a dihalozirconium 
,bis(2,4,6-trimethylphenoxlde) compound or a dihalozirconium bis(2,6-dimethylphenoxide) com- 
pound or a dihalozirconium bis(2,4-di-tert-butylphenoxide) compound with ethane-1,2- 
diylbisindenyldilithium to form ethanediylbis(indenyI)2irconium bis(2,4,6-trimethylpheno.xide) or 
ethanediylbis(indenyl)zirconium bis(2,4-dimethylphenoxide) or ethanediylbis(indenyl)zirconium 
10 bis(2,4-di-tert-butylphenoxide) which is subsequently hydrogenated to ethanediylbis(4,5,6.7- 
tetrahydroindenyl)zirconium bis(2.4,6-trimethylphenoxide) or ethanediylbis(4.5,6,7- 
tetrahyjdrolndenyl}zirconium bts(2,4-dimethylphenoxide) or ethanediylbis(4,5,6,7- 
tetrahydroindenyl)zirconium bis(2,4-di-tert-butylphenoxide), and subsequently replacing the 
phenoxide groups. 

15 

The process of the present invention makes it possible to obtain the rac fomi of the metallocene 
complexes (III), and also the hydrogenated or partially hydrogenated complexes (VI) obtainable 
therefrom and the corresponding dihalides (Via) obtainable there- from and analogous com- 
pounds, very selectively. 

20 

The hydrogenated or partially hydrogenated, racemic metallocene complexes (VI) and downstre- 
am compounds can be obtained selectively and in high yields by the present novel process. 
Furthermore, the process of the present invention makes it possible for the solubility of the resul- 
ting products to be controlled in a simple fashion by selection of suitable substituents on the 
25 phenoxide or biphenoxide ligands. which makes isolation of the products easier and increases the 
yields of the synthesis. The good solubility of the complexes (III) to be hydrogenated in nonpolar 
solvents also makes it possible to work in concentrated solutions, which significantly improves the 
economics and efficiency of the synthesis described compared to the processes of the prior art. 

30 A further significant advantage is that the process of the present invention can be carried out ra- 
cemoselectively in a single-vessel process. For the purposes of the present invention, a single- 
vessel process means that no Intermediates are isolated after the individual process steps. The 
further reaction can be carried out directly using the reaction product mixture from the preceding 
step. 

35 

The hydrogenated or partially hydrogenated racemic metallocene complexes obtained according 
to the present invention, in particular those of the formula (VI) or their above-described derivatives 
of the formula (Via) which are obtainable, for example, by replacement of the (bi)phenoxide li- 
gands, can be used as catalysts or in catalyst systems for the polymerization of oleflnically unsa- 
40 turated compounds such as ethylene, propylene, 1-butene, 1-hexene, 1-octene, styrene. They are 
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particularly advantageous In the stereoselective polymerization of prochiral, olefinically unsatura- 
ted compounds such as propylene, styrene. Suitable catalysts or catalyst systems In which the 
racemic metallocene complexes obtainable according to the present Invention can function as 
"metallocene component** are usually obtained by means of compounds which form metallocenl- 
5 urn ions, for example as described in EP-A-0 700 935. page 7, line 34. to page 8, line 21, and 
the formulae (IV) and (V) therein. Further compounds capable of forming metallocenium ions are 
aluminoxanes (RAIO)n such as methylalumlnoxane, or else boron activators. 

The racemic metallocene complexes obtained according to the present invention, in particular 
1 0 those of the fomnula (VI) or their above-described derivatives of the formula (Via) which can be 
obtained by, for example, replacement of the (bi)phenoxlde llgands, can also be used as rea- 
. gents or as catalysts or In catalyst systems In stereoselective synthesis, In particular stereoselec- 
tive organic synthesis. Examples which may be mentioned are the stereoselective reduction or 
stereoselective alkylation of C=C double bonds or C=0- and C-N double bohds. 

15 



20 
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Examples 

General procedures: Preparation and handling of the organometallic compounds were carried out 
in the absence of air and moisture under argon (Schlenk technique or glove box). All solvents 
5 required were purged with argon and dried over molecular sieves before use. 

The solvents and reagents used in the examples were obtained commercially, for example: 

toluene analytical reagent, Merck; 

THF 99.9%. anhydrous, from Acres; 

10 n-butylllthium 20% by weight in toluene, from Chemmetall; 

biphenol 99%+, from Aldrich 

ZrC!4 98%, from Cezus Chemie; 

2,4,6-trimethyIphenol 97%, from Aldrich. 

.15 The preparation of the bridged bisindenyl ligands was carried out by customary methods known to 
those skilled in the art from the prior art; some of the bisindenyls used are also commercially 
available compounds. The BuLi solution used had a concentration of about 20% by weight of 
butyllithium in toluene (about 2.6 molar). 

20 

Example 1A 

Preparation of ethanediylbis(4,5,6,7-tetrahydroindenyl)zirconium bis(2,4,6-trimethylphenoxide) 

a) Preparation of ZrCUCDME) 

.25 In a dry 500 ml three-neck round-bottom flask which had been flushed with Inert gas and was 

equipped with a magnetic stirrer bar, a dropping funnel and a vacuum connection with stopcock, 
10.6 g (45.47 mmol) of zirconium tetrachloride were suspended in 50 g of toluene. The suspensi- 
on was cooled to about 4*^0 in an ice bath, after which 4.2 g of DME were slowly added via the 
dropping funnel over a period of 15 minutes. The suspension was allowed to warm to room tem- 
30 perature and was stirred for another hour. 

b) Preparation of Li(2,4,6-Me3-C6H20) 

In a dry 500 ml three-neck round'-bottom flask which had been flushed with inert gas and was 
equipped with a magnetic stirrer rod, dropping funnel and vacuum connection with stopcock, 12.8 
35 g (91 mmol) of 2,4,6-trimethylphenol were dissolved in 50 g of toluene and 8.4 g of DME. The 
solution was cooled to about 4**C In an ice bath, after which 28.3 g of a BuLi solution (20% by 
weight) were added via the dropping funnel over a period of 15 minutes. After the addition was 
complete, the solution vvas allowed to come to room temperature and was stirred for another hour 
at room temperature. 

40 
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c) Preparation of (DME)Cl2Zr(2,4.6-Me3.C6H20)2 

The solution from step b) was added via a syringe over a period of a number of minutes to the 
suspension from step a) at room temperature under nitrogen. Residual lithium phenoxide remai- 
ning In the round-bottom flask were rinsed out using 10 ml of toluene. 

5 

d) Preparation of ethane-1,2-diylbisindenyldilithlum 

In a dry 1 000 ml three-neck round-bottom flask which had been flushed with inert gas and was 
equipped with magnetic stirrer bar, dropping funnel and vacuum connection with stopcock, 9.80 g 
(37.9 mmol) of 1,2-ethanediylbisindenyI were dissolved in 50 g of toluene and 8.4 g of DME. At 
10 room temperature; 25.6 g of a BuLi solution (20% by weight) were slowly added dropwise over a 
period of 20 minutes. The resulting suspension was stirred for a further 2.5 hours at room tempe- 
rature. 

e) Preparation of ethanedlylbis(indenyl)zirconlum bis(2,4.6-trimethyIphenoxide) 

15 The suspension from step c) was added via a syringe to the suspension from step d) under nitro- 
gen. Residues remaining in the round-bottom flask were rinsed out using 10 ml of toluene. The 
combined suspension was stirred overnight at room temperature and subsequently heated to 
60*^0 and placed by means of a syringe under nitrogen on a glass filter frit No. 4 which had been 
flushed with inert gas. The suspension was filtered into a 1000 ml nDund-bottom flask with stop- 

20 cock and the filter cake was washed with 1 0 g of toluene. 

f) Synthesis of ethanediylbls(4,5.6,7-tetrahydroindenyl)zirconium bis(2.4,6-trimethylphenoxlde) by 
hydrogenation 

The solution obtained In step e) was transferred under nitrogen into a 1000 ml autoclave provided 
25 with a hydrogen connection. 2.3 g of palladium on carbon and 2.8 g of NHEta were added to this 
soIution.The stirrer was started and the reactor was flushed three times with nitrogen and subse- 
quently three times with hydrogen. The reactor was heated to 60*C and pressured with 20 bar of 
H2. After two hours, the pressure had dropped to about 17 bar and was increased again to 20 bar. 
After 4.5 hours, the pressure had dropped to 19 bar and was again brought back to 20 bar. Stir- 
30 ring and heating were stopped and the reactor was allowed to stand overnight After 12 hours, the 
hydrogen pressure had dropped to 17 bar and was once again increased to 20 bar. The NMR 
spectrum Indicated Incomplete reaction. 2.5 mol% of Pd/C were added as a suspension In 30 g of 
toluene. The reactor was again heated to 60**C for four hours, with no hydrogen being consumed. 
10.9 mol% of Pd/C were added as a suspension in 50 g of toluene. After 19 hours without stlning 
35 and heating, the hydrogen pressure had dropped to 18 bar. The reactor was again heated to 60°C 
and after 2.5 hours was cooled to room temperature. The resulting solution was filtered. The fil- 
trate had a mass of 353 g. The ^H-NMR spectrum showed complete hydrogenation of the starting 
compound to the target complex. 
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The filtrate was subsequently divided into ftwo parts. Part two had a mass of 172.5 g and con- 
tained approximately 20 mmol of the hydrogenated target complex ethanedrylbis(4,5,6,7- 
tetrahydroindenyl)zirconium bis(2,4,6-trimethylphenoxide). 

5^ 

Example 1B 

Preparation of ethanediylbis(4,5,6,7-tetrahydroindenyl)zirconium dichloride 

3.5 g of acetyl chloride in 10 g of toluene were slowly added at room temperature via a dropping 
10 funnel to 172.5 g of the solution obtained in Example 1 A. A precipitate formed during the addition 

of the solution. The mixture was tiien allowed to stand for five hours at room temperature. 0.8 g 

of acetyl chloride In 5 g of toluene was subsequently added via the dropping funnel. The ^H-NMR 

spectrum showed no resonance which could be assigned to the starting complex (bisphenoxide). 

The suspension was allowed to stand ovemight and was subsequentiy filtered. The filter cake was 
15 dried under reduced pressure and had a mass of 3 g. The ""H-NMR spectrum indicated purely 

racemic ethanediylbis(4.5,6,7-tetrahydro-lndenyl)zirconium dichloride. The total yield is about 

35%. The filtrate had a mass of 1 88.7 g. 

The filtrate was subsequentiy concentrated to 21.7 g, with a small quantity of precipitate forming. 
20 Small quantities of heptane were added, but no further precipitate was formed. The total yield 
from Example 1A plus Example IB: 35%. 

Example 2: 

25 Improved preparation of ethanediylbis(4,6,6,7-tetrahydroindenyl)zirconium bis{2,4,6- 
trimethylphenoxide) and etiianediylbis(4,5,6,7-tetirahydroindenyl)zirconium dichloride 

a) Preparation of ZrCl4(THF)2 

In a dry 500 ml three-neck round-bottom flask which had been flushed with Inert gas and was 
30 equipped with magnetic stirrer rod, dropping funnel and vacuum connection with stopcock, 10.6 g 
(45.47 mmol) of ZrCU were suspended In 50 g of toluene. The suspension was copied to appro- 
ximately 4X In an ice bath, after which 6.9 g of THF were slowly added via the dropping funnel 
over a period of 15 minutes. The'suspension was allowed to warm to room temperature and was 
stirred for another 40 minutes. 

35 

b) Preparation of Li(2,4,6'Me3-C6H20) 

In a dry 600 ml three-neck round-bottom flask which had been flushed with inert gas and was 
equipped witii magnetic stirrer rod, dropping funnel and vacuum connection witii stopcock, 12.8 g 
of 2,4,6-trimettiylphenol (91 mmol) were dissolved In 50 g of toluene and 6.6 g of THF. The soluti- 
40 on was cooled to about 4'C in an Ice batii and 28.3 g of a 20% strengUi by weight BuL! solution 
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were subsequently added dropwise via the dropping funnel over a period of 15 minutes. After the 
addition was complete, the mixture was allowed to warm to room temperature and was stirred for 
another 40 minutes. 

5 c) Preparation of (THF)2Cl2Zr(2,4,6.Me3-C6H20)2 

The solution from step b) was added under nitrogen by means of a syringe to the suspension from 
step a) at room temperature over a period of several minutes and the resulting suspension was 
stirred for a further 2.5 hours at room temperature. 

1 0 d) Preparation of ethane-1 ,2-diylbisindenyidilithium 

In a dry 1 000 ml three-necl< round-bottom flask which had been flushed with inert gas and was 
equipped with a magnetic stinrer rod, a dropping funnel and vacuum connection with stopcock, 
9.8 g (37.9 mmol) of 1.2-ethandiyIbisindenyl were dissolved in 50 g of toluene and 3.9 g of THF. 
At room temperature, 25.6 g of a 20% strength by weight BuLi solution were slowly added dropwi- 

1 5 se over a period of 20 minutes. The suspension was stirred for a further 2.5 hours at room tempe- 
rature. 

e) Preparation of ethanediylbis(indenyl)zirconium bis(2.4,6-trimethylphenoxide) 
The suspension obtained in step c) was added under nitrogen by means of a syringe to the sus- 
20 pension from step d). The suspension was stirred for 48 hours at room temperature and subse- 
quently placed under nitrogen by means of a syringe on a glass filter frit No. 4 which had been 
flushed with inert gas. The suspension was filtered into a 1000 ml round-bottom flask with stop- 
cock. 

25 f) Synthesis of ethanedlylbis(4,5,6.7-tetrahydroindenyl)zirconium bis{2,4,6-trimethylphenoxide) by 
hydrogenation 

The suspension obtained in step e) was transferred under nitrogen into a 1000 ml autoclave pro- 
vided with a hydrogen connection. 2.3 g of palladium on carbon and 7.7 g of triethylamine were 
added to this solution. The stirrer was started and the reactor was flushed three times with nltro- 

30 gen and then three times with hydrogen. The reactor was heated to 80**C and subsequently pres- 
surized with 20 bar of hydrogen. After 2.5 hours, the pressure had dropped to about 17.5 bar. An 
NMR spectrum showed complete hydrogenation of the starting compound. Stirring and heating 
were stopped, and the reactor was cooled to room temperature over a period four hours. To sepa- 
rate off the hydrogenation catalyst, the suspension was filtered through a Seitz filter. The filtrate 

35 had a mass of 290 g and was concentrated to 1 31 .5 g at 50**C and 150 - 200 mbar. 

g) Preparation of ethanediylbis(4,5,6.7-tetrahydroindenyl)zirconium dichloride 
7.5 g of acetyl chloride in 50 g of toluene were added dropwise at room temperature via a drop- 
ping funnel to the solution obtained in step f). During the addition of the acetyl chloride solution, a 
40 precipitate fonned. After all of the acetyl chloride solution had been added, the suspension was 
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allowed to stand at room temperature for four hours. During this time, a dense precipitate formed. 
The reaction mixture was warmed at 30*0 without the precipitate dissolving. The reaction mixture 
was stirred at room temperature for a further 48 hours. 30 g of heptane were then added to the 
solution. The precipitate which form^ was filtred off and washed three times with 20 g of heptane 
5 and once with 10 g of heptane. The precipitate was dried under reduced pressure for a number of 
hours and had a final mass of 8.3 g. A ^H-NMR spectrum showed that the precipitate which had 
been filtered off consisted of pure rac-ethanediylbis(4.5,6,7-tetrahydroindenyl)zirconium dichlori- 
de. Total yield: 50% (based on amount of ligand). 

10 

Example 3 

Synthesis of ethanedlylbls(4,6,6.7-tetrahydroindenyl)2irconlum bls{2,4,6-trlmethylphenoxide) and 
ethanediylbis(4,5,6,7*tetrahydroindenyi)zirconium dichlorlde in a large batch 

1 5 a) Preparation of ZrCl4(THF)2 

The preparation was carried out as in step a) of Example 2, but the amounts used were 46.6 g of 
ZrCU (199.97 mmol), 219.8 g of toluene and 30.3 g of THF. 

b) Preparation of Li(2,4.6-Me3-C6H20) 

20 The preparation was carried out as in step b) of Example 2, but the amounts used were 56.3 g of 
2.4,6-trimethylphenol (413.3 mmol), 220 g of toluene, 29 g of THF and 124.3 g of a 20% strength 
BuLi solution. 

c) Preparation of (THF)2Cl2Zr(2,4,6-Me3-C6H20)2 

25 The preparation was carried out as in step c) of Example 2. 

d) Preparation of ethane-1 ,2-diylbisindenyidilithium 

The preparation was carried out as in step d) of Example 2 but the amounts used were 43.1 g of 
1,2.ethanediylbisindenyl (166.82 mmol) in 220 g pf toluene and 17.1 g of THF. 112.5 g of a 20% 
30 strength BuLi solution were added dropwise. 

e) Preparation of ethanediylbis(lndenyl)zirconium bls(2,4,6-trimethylphenoxlde) 

The preparation was canied out as described in step e) of Example 2 by combining the suspensi- 
ons from steps c) and d). Residues which remained were washed out with 10 ml of toluene. The 
35 suspension was stirred for two hours at room temperature and filtered under nitrogen through a 
glass filter frit No. 4; the filter cake was washed with 50 g of toluene. The total mass of the filtrate 
was 1097.4 g. and the mass of the filter cake was 31 g. The filtrate was divided into three parts. 
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f1) Synthesis of ethanedlylbis(4,5,6J-tetrahydroindenyl)zirconium bIs(2,4,6-trimethylphenoxlde) 
by hydrogenation in the presence of triethylamine 

274.35 g (theoretically 41 .8 mmol) of the filtrate solution obtained in step e) were transferred un- 
5 der nitrogen to a 1000 ml autoclave provided with a nitrogen connection. 8.5 g of triethylamine 
were added to this solution, followed by 2.5 g of palladium on carbon. The stirrer was switched on 
and the reactor was flushed three times with nitrogen and then three times with hydrogen. The 
reactor was subsequently heated to 80°C and pressurized with 20 bar of hydrogen. After 40 mi- 
nutes, the hydrogen pressure had dropped to 18 bar and was brought back to 20 bar. After a 
10 further two hours, the pressure was still 20 bar. The NMR spectrum showed complete hydrogena- 
tion to the desired compound. The reactor was allowed to cool over a period of 1.5 hours and the 
suspension was transferred to a round-bottom flask; the reactor was rinsed out with 20 g of tolue- 
ne. To separate off the hydrogenation catalyst, the suspension was filtered through a Seitz filter 
and the filter was washed with 20 g of toluene. The filtrate had a mass of 390.8 g. 

15 

g1) Synthesis of ethanediylbis(4,5,6,7-tetrahydroindenyl)zirconium dichloride 

3.3 g of acetyl chloride in 10 ml of toluene were added dropwise at room temperture via the drop- 
ping funnel to the solution obtained in reaction step f1). During the addition, a precipitate formed, 

20 After the addition, the suspension was allowed to stand at room temperature for one hour. A 

further 3.3 g of acetyl chloride in 10 ml of toluene were then added dropwise. The reaction mixture 
was allowed to stand at room temperature for 12 hours. The reaction mixture was subsequently 
heated at 40'C for five hours and then allowed to stand at room temperature for 72 hours. A 
further 1.8 g of acetyl chloride in 10 ml of toluene were then added and the mixture was stirred at 

25 room temperature for a total of 17 hours. The reaction mixture was then heated at 45°C for four 
hours and subsequently stirred at room temperature for another 96 hours. The mixture was then 
concentrated and 100 ml were distilled. The mixture was filtered through a filter No. 3 and the filter 
cake was washed with 15 g of toluene. The filter cake was dried under reduced pressure for a 
number of hours and had a mass of 1 1.4 g. The ^H-NMR spectrum showed purely raoemic et- 

30 hanediylbis(4,5,6,7-tetrahydroindenyl)zirconium dichloride. 

'The filtrate was concentrated to 260 g and stored at -20'*C for 12 hours. The precipitate which 
fonned was filtered off and the filter cake was washed with small amounts of toluene. The preci- 
pitate was dried under reduced pressure and gave a further 1.7 g. The ^H-NMR spectrum showed 
35 a purely racemic product. The filtrate had a mass of 94 g and its ^H-NMR spectrum indicated only 
small traces of the complex. 
Total yield: 44% based on the amount of ligand 
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f2) Preparation of ethanecliylbis(4.5.6,74etrahyclroindenyl)2irconlum bis(2,4,6-trimethylphenoxlde) 
by hydrogenation without addition of amine 

274.35 g (theoretically 41.8 mmol) of the solution obtained in reaction step e) were transferred 
5 under nitrogen into a 1000 ml autoclave provided with a hydrogen connection. 2,5 g of palladium 
on carbon were added to this solution. While stirring, the reactor was flushed three times with 
nitrogen and subsequently three times with hydrogen. The reactor was then heated to 80**C and 
pressurized with 20 bar of hydrogen. After one hour, the pressure had dropped to about 17.5 bar 
as was once again increased to 20 bar. After 1.5 hours, the pressure had dropped to about 19 bar 
10 and was again brought back to 20 bar. After four hours, the pressure had dropped to about 18 bar 
and was again brought back to 20 bar. The ^H-NMR spectrum showed complete hydrogenation 
toethanediylbis(4,5,6,7-tetrahydroindenyl)2irconium bls(2,4,6-trimethyIphenoxide). 

The reactor was subsequently cooled to room temperature under a hydrogen pressure of 10 bar 
15 over a period of half an hour. The suspension was transferred to a flask and filtered through a 
Seitz filter to separate off the hydrogenation catalyst The filtrate was retained. 

g2) Synthesis of ethanediylbis(4.5,6,7-tetrahydroindenyl)zirconium dichloride 

20 6.6 g of acetyl chloride were slowly added at room temperature via a dropping funnel to the soluti- 
on from reaction step f2). After the addition was complete, the suspension was stin-ed for 
17 hours. The suspension was subsequently filtered and the filter cake was washed twice with 
10 g of toluene and subsequently with 10 g of heptane and was then again washed with 10 g of 
toluene. The filter cake was dried under reduced pressure for a number of hours and had a mass 

25 of 6.9 g. The NMR spectrum showed pure racemic ethanedlylbis (4,5,6,7- 

tetrahydrolndenyOzirconium dichloride. The filtrate had a mass of 331.5 g and was concentrated 
to 97.2 g at 40*C and 100-150 mbar. Heptane was added to the concentrated filtrate. A white 
precipitate formed immediately and was filtered off and dried under reduced pressure for a num- 
ber of hours. It had a mass of 0.5 g. The ^H-NMR spectrum showed the pure racemic complex. 

30 Total yield: 42% based on ttie amount of ligand. 

f3) Synthesis of ethanedlylbjs(4.5,6,7-tetrahydroindenyl)zlrconlum bis(2.4.6-trimethylphenoxide) 
by hydrogenation 

35 548.7 g (theoretically 83.6 mmol) of the solution obtained in step e) was transferred under nitro- 
gen to a 1000 ml autoclave provided with a hydrogen connection. 5 g of palladium on carbon we- 
re added to this solution. While stirring, the reactor was flushed three times with nitrogen and then 
three times with hydrogen. The reactor was subsequently heated to 80°C and pressurized with 
20 bar of hydrogen. After 1.5 hours, the pressure had dropped to 6 bar. The reaction was stop- 

40 ped, and the ^H-NMR spectrum showed complete hydrogenation to KL050. Stirring and heating 
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were stopped and the reactor was cooled to room temperature. The suspension was transferred 
to a round-bottom flask and filtered through a Seitz filter to separate off the hydrogenation cata- 
lyst The filtrate had a mass of 585.6 g. The filtrate was divided into three parts each having a 
mass of 146.4 g. 

5 

gSa) Synthesis of ethanediylbis(4,5.6,7-tetrahydroindenyl)zlrconium dichloride with addition of 
acetyl chloride in 2 stages 

1,95 g of acetyl chloride in 5 g of toluene were slowly added at room temperature via the dropping 
10 funnel to 146.4 g of the solution obtained in step f3). The reaction mixture was subsequently stir- 
red at room temperature for one hour, after which a further 1 .95 g of acetyl chloride In 5 g of tolu- 
ene were added and the reaction mixture was stinred at room temperture for another 5.5 hours. 
During this time, a precipitate fonned after about.fbur hours. The reaction mixture was stirred for a 
further 12 hours. The suspension was subsequently concentrated to 30% of the original mass and 
15 then filtered through a filter No. 3. The precipitate was dried under reduced pressure for a number 
of hours and had a mass of 3.1 g. The ^H-NMR spectrum showed pure racemic complex. The 
filtrate had a mass of 46.9 g. Total yield: 35% based on ligand used. 

g3b) Preparation of ethanediylbis{4,5.6,7-tetrahydroindenyl)zirconlum dichloride with acetyl chlo- 
20 ride addition in one step 

The preparation was earned out as in step g3a), except that the total amount of acetyl chloride 
(3.7 g) was added via the dropping funnel in one step at room temperature and the reaction mixtu- 
re was stinred for five hours at 45'*C Instead of room temperature. A precipitate fonned after about 
25 two hours. The suspension was concentrated to 46% of the original mass and subsequently filte- 
red through a filter No. 3. The precipitate was washed with small amounts of toluene and subse- 
quently dried under reduced pressure for a number of hours. This gave a mass of 2.3 g. The ^H- 
NMR spectmm showed the formation of the pure racemic complex. The filtrate had a mass of 
89.7 g. Total yield: 26% based on amount of ligand. 

30 

g3c) Synthesis of ethanedlylbis{4,5,6,7-tetrahydroindenyl)2irconlum dichloride with addition of 
undiluted acetyl chloride 

3.7 g of acetyl chloride were added via the dropping funnel at 45**C to 146.4 g of the reaction so- 
35 lution obtained from step f3). The reaction mixture was stirred at this temperature for two hours. A 
precipitate formed. The suspension was concentrated to approximately 60% of the original mass 
and was subsequently filtered through a filter No. 3. The precipitate was dried under reduced 
pressure for a number of hours and had a mass of 2.2 g. The ^H-NMR spectrum shows the for- 
mation of the pure racemic complex. The filtrate has a mass of 114.2 g. Total yield: 26% based on 
40 .the amount of ligand used. 
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Example 4 

Preparation of ethanediylbls(4.5,6,7-tetrahydroindenyl)zlrconlum bis(2,4,6-trimethyIphenoxide) 
with isolator! of the intermediate 

5 

a) Preparation of ZrCl4(THF)2 

The preparation was carried out as In step a) of the preceding examples. The amounts used were 
46.6 g of ZrCU (199.97 mmol), 80 g of toluene and 30.3 g of THF. 

1 0 b) Preparation of Li(2,4,!S-Me3"C6H20) 

The preparation was carried out as In step b) of the preceding example. The amounts used were 
56.3 g (413,42 mmol) of 2.4,6-trimethylphenol, 100 g of toluene, 29 g of THF and 124.3 g of BuU 
solution. 

1 5 c) Preparation of (THF)2 CI2 Zr(2.4.6-Me3-C6H20)2 

The preparation was carried out as in step c) of the preceding example. 

d) Preparation of ethane-1 .2-diylbisindenyldilithium 

The preparation was carried out as in step d) of the preceding example. The amounte used were 
20 46.5 g (179.98 mmol) of 1 ,2-ethanediylbisindenyl, 80 g of toluene. 17.1 g of THF, 112.5 g of BuLi 
solution. 

e) Preparaton of ethanediylbis(indenyl)zircon!um bis(2.4,6-trlmethylphenoxide) 

The preparation was earned out as in step e) of the preceding example, but the filter cake was 
25 washed with 40 g of toluene and a further 35 g of toluene. Theoretical concentration: 14.6%; 
mass of the filtrate: 750J g. 

Isolation of ethanedlylbis(indenyl)2irconium bis(2.4,6-trimethyiphenoxlde) 

30 About 200 g of the solution obtained in step e) was concentrated to less than half its mass (123 g 
of the solvent were evaporated off). The complex crystallized from this solution after a number of 
hours at room temperature. The complex was isolated by filtration, washed with 5 ml of toluene 
and dried under reduced pressure. This gave 13.35 g of the complex. The mother liquor was con- 
centrated further under reduced pressure, and gave a further 2.61 g of crystals after a number of 

35 days at room temperature. Total yield: 15.61 g (25.26 mmol); the yield in the overall reaction is 
therefore 52% (94.81 mmol). 
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f1) Preparation of ethanecllylbls(4,5,6,7-tetrahydroindenyl)2irconium bis(2,4,6-trimethylphenoxide) 
by hydrogenation 

557.6 g (theoretically 134 mmol) of the solution obtained In step e) were transferred under nltro- 
5 gen to a 1000 ml autoclave provided with a hydrogen connection. 8 g of palladium on carbon we- 
re added to this solution. The stirrer was switched on and the reactor was flushed three times with 
nitrogen and then three times with hydrogen. The reactor was subsequently heated to 80°C and 
pressurized with 20 bar of hydrogen. After 60 minutes, the pressure had dropped to about 0 bar 
and was once again brought back to 20 bar. After 1.5 hours, the pressure had dropped to 17 bar. 
10 The ^H-NMR spectrum showed complete hydrogenation to ethanediylbis(4,5.6,7- 

tetrahydroindenyl)2irconium bls(2.4,6-trimethylphenoxlde) with only small traces of impurities. The 
reactor was cooled to 37'C over a period of 1.5 hours. The suspension was transfenred to a 
round-bottom flask and filtered through a Seitz filter to separate off the hydrogenation catalyst 
The filter was washed with 20 g of toluene. The filtrate had a mass of 567.9 g. 

15 

Isolation of ethanediylbis(4,5,6.7-tetrahydroindenyl)2lrconium bis(2,4.6-trimethylphenoxide) 

155.36 g of the solution obtained in step f1) were concentrated to a considerable degree (to about 
30 ml of solvent). The complex crystallized slowly at room temperature from the solution after a 
20 number of hours. The solution was concentrated further to about 20 ml and left a sficky oil. 50 ml 
of heptane were added at room temperature. The complex precipitated as white crystals. The 
flask was stored at-20*C for three days and the precipitate was subsequently filtered off. Only 
7.34 g of the complex could be isolated because of its very high solubility even in hydrocarbons. 
Yield: 7.34 g (32.5%). 



Example 5: 

Preparation of ethanediylbis(4,5,6,7-tetrahydroindenyl)zirconium 3,3\5,5 -tetra-terl-butyl-1,1 -bl-2- 
phenoxide via ethanediylbis(indenyl)2irconium 3,3\5,5'-tetra-tert-butyH,r-bi-2-phenoxide 

30 

a) Preparation of ZrCl4(THF)2 

The preparation was carried out as in step a) of the preceding examples. The amounts used were 
8.93 g of ZrCU (38.32 nimol). 130 ml of toluene and 8.0 g of THF. 

36 b) Preparation of Li2(3,3',5,5*-tetra-tert-butyM,r-bi-2-phenoxide) 

In a dry 500 ml three-neck round-bottom flask v\rtiich had been flushed with inert gas and was 
equipped with a magnetic stirrer bar, dropping funnel and vacuum connection with stopcock, 15.7 
g (38.23 mmol) of 3,3',5.5*-tetra-tert-butyH,r-bi-2-phenol were dissolved in 130 ml of toluene and 
8 g of THF. The solution was cooled to about 4"C In an ice bath and 28.4 ml of a 20% strength by 

40 weight BuLi soluHon were subsequently added dropwise via the dropping funnel over a period of 
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one hour. After the addition was complete, the reaction mixture was allowed to warm to room 
temperature and was stinred for a further hour. 

c) Preparation of (THF)2Cl2Zr(3,3\5,5'-tetra-tert-butyH,r-bi-2-phenoxide) 

5 The solution from step b) was introduced under nitrogen by means of a syringe into the suspensi- 
on from step a) over a period of several minutes at room temperature. The suspension was stirred 
for a further four hours. 

d) Preparation of ethane-1 ,2-diylbisindenyldilithium 

10 In a dry 1 000 ml three-necic round-bottom flask which had been flushed with inert gas and was 
equipped with a magnetic stirrer bar, dropping funnel and vacuum connection with stopcock, 9.5 g 
(36.77 mmol) of the Indenyl were suspended In 120 ml of toluene and 7.0 g of THF. The suspen- 
sion was cooled in an ice bath and 27.5 ml of a BuLi solution were then slowly added dropwise. 
The suspension was subsequently stinted at room temperature for a further 1.5 hours. 

15 

e) Preparation of ethanediylbis(indenyl)2irconium 3,3',5,5'-tetra-tert-butyl-1,r-bi-2-phenoxide 

The suspension from step c) was introduced under nitrogen by means of a syringe into the sus- . 
pension from step d). Residues which remained were washed out with 10 ml of toluene. The re- 

20 action mixture was stirred at room temperature for 12 hours, after which it was warmed to BO'^C. 
At this temperature, the suspension was placed under nitrogen on a glass frit No. 4 and filtered 
into a round-bottom flask with stopcock. The filtrate was concentrated under reduced pressure 
with evaporation of 370 ml of solvent The concentrated filtrate was allowed to stand at room tem- 
perature for a number of days without the.complex crystallizing out. The solvent of the filtrate was 

25 removed completely under reduced pressure, giving a foam which was crushed to a powder. 

30.5 g of the crude complex contaminated with LiCI were isolated. 
30 Example 6: 

6.1 g (theoretically 9.2 mmol) of the crude ethanedlylbls(lndenyl)zirconium 3.3'.5,5'-tetra-tert-butyl- 
1.r-bi-2-phenoxide from the preceding example were dissolved in 232 g of toluene and transfer- 
red under nitrogen to a 1000 ml autoclave provided with a hydrogen connection. 0.11 g of palladi- 
um on carbon was added to this solution. The stirrer was switched on and the reactor was flushed 

35 three times with nitrogen and subsequently three times with hydrogen. The reactor was then 

heated to 40°C and pressurized with 20 bar of hydrogen. After two hours, the pressure had drop- 
ped to about 18 bar and was once again increased to 20 bar. After three hours, the pressure had 
dropped to 18 bar and was again brought back to 20 bar. After a further six hours, the pressure 
had dropped to 18 bar and was again increased to 20 bar. A further 0.9 g of Pd/C in toluene was 

40 added. The reactor was once again pressurized with 20 bar of hydrogen for one hour, after which 
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the pressure had dropped to 18 bar. After a further two hours, the reaction was stopped. The ^H- 
NMR spectrum showed pomplete formation of the hydrogenated complex ethanediylbls(4,5,6,7- 
tetrahydroindenyl)2irconium 3,3',5,5'-tetra-tert-butyl-1.r-bi-2-phenoxide plus resonances which 
could be assigned to 3,3\5,5'-tetra-tert-butyH,r-bi-2-phenoL 

5 

b) The reaction of the preceding step was repeated using 8.5 g (theoretically 11 mmol) of the 
crude starting complex which were dissolved In 300 g of CH2CI2 and subsequently transfen-ed 
under nitrogen to a 1000 ml autoclave with hydrogen connection. 0.15 g of palladium on carbon 
was added to this solution, the stirrer was started and the reactor wass flushed three times with 

10 nitrogen and then three times with hydrogen. The reactor was heated to 50*C and pressurized 
with 20 bar of hydrogen. After 90 minutes, the pressure had dropped to 17 bar and was once 
again increased to 20 bar. After 1 1 hours, the pressure was again Increased to 20 bar and the 
temperature was increased to 60**C. After a further sbc hours, the pressure remained constant. 
Stirring and heating were stopped and the reactor was cooled to 25**C and maintained at this 

15 temperature for 48 hours. The reactor was then heated again to 60''C and pressurized with 20 bar 
of hydrogen. This pressure was maintained for 4.5 hours. The reactor was subsequently cooled to 
room temperature and the suspension was transferred to a round-bottom flask and filtered 
through a Seitz filter to separate off the hydrogenation catalyst. The solvent of the filtrate was 
evaporated, giving a beige foam. 10 ml of heptane were added to the foam. White crystals formed 

20 after a number of minutes. The flask was cooled to 2'*C and kept at this temperature for 4 hours. 
The precipitate was subsequently filtered off, washed with small amounts of heptane and subse- 
quently dried under reduced pressure. 1.5 g of product were isolated. The ^H-NMR spectrum 
showed that the white precipitate consisted of pure rac-ethanediylbis(4,5,6,7- 
tetrahydrx)indenyl)2irconium 3,3'.5.5'-tetra-tert-butyl-1,r-bi-2-phenoxide. A further 0.1 g was ob- 

25 tained from the mother liquor. Yield: 18% (based on the amount of crude starting material). 

Example 7: 

Synthesis of ethanediylbis(4,5,6,7-tetrahydroindenyl)2irconium dichloride via ethanediyl- 
30 bis(indenyl)2irconium bis(2,4-di-tert-butylphenoxlde) 

a) Preparation of ZrCl4(THF)2 

In a dry 500 ml three-neck round-bottom flask which had been flushed with inert gas and was 
equipped with a magneHc stirrer bar, a dropping funnel and a vacuum connection with stopcock, 
35 18 g (77.4 mmol) of zirconium tetrachloride were suspended in 40 g of toluene. At room tempe- 
rature, 1 1.9 g of THF were slowly added via the dropping funnel over a period of 15 minutes. The 
suspension was stirred for a further one hour at room temperature. 
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b) Preparation of Li(2,4-tBu2-C6H30) 

In a dry 500 ml three-neck round-bottom flask which had been flushed with Inert gas and >vas 
equipped with a magnetic stirrer rod, a dropping funnel and a vacuum connection with stopcock, 
32.9 g (154.8 mmol) of 2.4-di-tert-butyIphenol were dissolved in 40 g of toluene and 9 g of THF. At 
5 room temperature, 50.6 g of a BuLi solution (20% by weight) were slowly added via the dropping 
funnel over a period of 15 minutes. The resulting suspension was stirred for a further one hour at 
room temperature. 

c) Preparation of (THF)2Cl2Zr(2,4-tBU2C6H30)2 

10 The solution from step b) was added via a canula over a period of a number of minutes to the 
suspension from step a) at room temperature under nitrogen. Residual lithium phenoxide remair 
ning In the round-bottom flask was rinsed out using 10 ml of toluene. 

d) Preparation of ethane-1,2-diylbislndenyldilithium 

15 In a dry 1000 ml three-neck round-bottom flask which had been flushed with inert gas and was 
equipped with magnetic stirrer bar, a dropping funnel and a vacuum connection with stopcock, 20 
g (77.4 rhmol) of 1 .2-ethanediylbislndenyI were dissolved in 40 g of toluene and 7 g of THF. At 
room temperature, 50.8g of a BuLi solution (20% by weight) were slowly added dropwise over a 
period of 20 minutes. The resulting suspension was stinred for a further 2.5 hours at room tempe- 

20 rature. 

e) Preparation of ethanediylbis(indenyl)2irconium bis(2,4-di-tert-butylphenoxide) 

The suspension from step c) was added via a canula to the suspension from step d) under nitro- 
gen. Residues remaining in the round-bottom flask were rinsed out using 10 ml of toluene. The 
25 resulting suspension was stirred overnight at room temperature and subsequently placed by me- 
ans of a canula under nitrogen on a glass filter frit No. 4 which had been flushed with inert gas. 
The suspension was filtered into a 1000 ml round-bottom flask with stopcock and the filter cake 
was washed with 10 g of toluene. 

30 f) Synthesis of ethanediylbls(4,5,6,7-tetrahydroindenyl)zirconium bls(2,4-di-tert-butylphenoxlde) by 
hydrogenatlon 

The solution obtained in step e) was transferred under nitrogen into a 1000 ml autoclave provided 
with a hydrogen connection. 4.2 g of palladium on carbon were added to this solution. The stirrer 
was started and the reactor was flushed three times with nitrogen and subsequently three times 
35 with hydrogen. The reactor was heated to 80°C and pressured with 20 bar of H2. After one hour, 
the pressure had dropped to about 8 bar and was increased again to 20 bar. Afer two hours, the 
pressure had dropped to about,12 bar and was increased again to 20 bar. After 3 hours, the pres- 
sure had dropped to 10 bar and was again brought back to 20 bar. After 4 hours, the pressure 
had dropped to 1 1 bar and stirring and heating were stopped. The ^H-NMR spectrum showed 
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complete hydrogenatlon of the starting compound to the target complex. The resulting solution 
was filtered. The filtrate had a mass of 306.4 g. 

g) Preparation of ethanediylbis(4,5,6.7-tetrahydroindenyl)zirGonium dichloride 

5 . 

10.9 9 of acetyl chloride were slowly added at room temperature via a dropping funnel to the solu- 
tion obtained in step f). A precipitate formed during the addition of the acetyl chloride. The mixture 
was then allowed to stand for 56 hours at room temperature. The ^H-NMR spectrum showed no 
resonance which could be assigned to the starting complex (bisphenoxide). The suspension was 

10 subsequently filtered. The filter cake was dried under reduced pressure and had a mass of 17.5g. 
The ^H-NMR spectrum indicated purely racemic ethanediylbls(4,5,6.7-tetrahydro- 
indenyl)zirconium dichloride. The total yield is about 55% (based on the amount of starting mate- 
rial). 

15 

Comparative example A: 

Synthesis of ethanediylbis(4.5,6 J-tetrahydroindenyl)2irconium dichloride via ethanediyl- 
bis(indenyl)2irconium (2.4-dkert-butylphenoxlde) chloride 

20 a) Preparation of ZrCl4(tHF)2 

In a dry 500 ml three-neck round-bottom flask which had been flushed with inert gas and was 
equipped with a magnetic stin-er bar, a dropping funnel and a vacuum connection with stopcock, 
18 g (77.4 mmol) of zirconium tetrachloride were suspended in 40 g of toluene. At room tempe- 
rature, 12 g of THF were slowly added via the dropping funnel over a period of 15 minutes. The 

25 suspension was stirred for a further one hour at room temperature. 

b) Preparation of Li(2,4-tBu2-C6H30) 

In a dry 500 ml three-neck round-bottom flask which had been flushed with inert gas and was 
equipped with a magnetic stirrer rod, a dropping funnel and a vacuum connection with stopcock, 
30 16.5 g (77.6 mmol) of 2,4<litertbutylphenol were dissolved in 20 g of toluene and 4.5 g of THF. At 
room temperature, 24.1 g of a BuLi solution (20% by weight) were slowly added via the dropping 
funnel over a period of 15 minutes. The resulting suspension was stirred for a further one hour at 
room temperature. 

35 c) Preparation of (THF)2Cl3Zr(2,4-tBu2C6H30) 

The solution from step b) was added via a canula over a period of a number of minutes to the 
suspension from step a) at room temperature under nitrogen. Residual lithium phenoxide remai- 
ning in the round-bottom flask was rinsed out using 10 ml of toluene. 
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d) Preparation of ethane-1,2-diylbisindenyldilithium 

In a dry 1000 ml three-neck round-bottom flask which had been flushed with inert gas and was 
equipped with magnetic stinrer bar, dropping funnel and vacuum connection with stopcock, 20 g 
(77.4 mmol) of 1,2-ethanediylbisindenyl were dissolved in 40 g of toluene and 7 g of THF. At room 
5 temperature, 50.8g of a BuLi solution (20% by weight) were slowly added dropwise over a period 
of 20 minutes. The resulting suspension was stirred for a further 2.5 hours at room temperature. 

e) Preparation of ethanediyIbis(indenyl)zirconium (2.4-di-tert-butylphenoxide) chloride 

The suspension. from step c) was added via a canula to the suspension from step d) under nitro- 
10 gen. Residues remaining in the round-bottom flask were rinsed out using 10 ml of toluene. The . 
resulting suspension wa3 stinred ovemight at room temperature and subsequently placed by me- 
ans of a canula under nitrogen on a glass filter frit No. 4 which had been flushed with inert gas. 
The suspension was filtered into a 1000 ml round-bottom flask with stopcock and the filter cake 
was washed with 10 g of toluene. 

15 

f) Synthesis of ethanediylbis(4,5,6,7-tetrahydroindenyl)zirconium (2,4-ditertbutylphenoxide) chlori- 
de by hydrogenation 

The solution obtained in step e) was transferred under nitrogen into a 1000 ml autoclave provided 
with a hydrogen connection. 4.2 g of palladium on carbon were added to this solution. The stirrer 

20 was started and the reactor was flushed three times with nitrogen and subsequently three times 
with hydrogen. The reactor was heated to 80**C and pressured with 20 bar of H2. After one hour, 
the pressure had dropped to about 10 bar and was Increased again to 20 bar. Afer two hours, the 
pressure had dropped to about 12 bar and was increased again to 20 bar. After 3 hours, the pres- 
sure had dropped to 16 bar, and subsequently stirring and heating were stopped. The ^H-NMR 

25 spectrum showed complete hydrogenation of the starting compound to the target complex. The 
resulting solution was filtered. The filtrate had a mass of 248 g. 

g) Preparation of ethanediylbis(4,5,6.7-tetrahydrolndenyl)2irconium dichloride 

30 5.5 g of acetyl chloride were slowly added at room temperature via a dropping funnel to the soluti- 
on obtained in step f). A precipitate formed during the addition of the acetyl chloride. The mixture 
was then allowed to stand for 18 hours at room temperature. 0.8 g of acetyl chloride was subse- 
quently added via the dropping funnel and then the suspension was heated to 45*^0 for 2 hours. 
The ^H-NMR spectrum showed no resonance which could be assigned to the starting complex 

35 (monophenoxide). The suspension was subsequently filtered. The filter cake was dried under 
reduced pressure and had a mass of 5g. The ^H-NMR spectrum indicated purely racemlc et- 
hane^liylbis(4.5,6,7-tetrahydro-indenyl)zirconium dichloride. The total yield is about 15% (based 
on the ampunt of starting material). 
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Claims; 



1 . A process for preparing partially hydrogenated, racemic ansa-metallocene complexes of 
formula Via 



10 



15 




(Via) 



20 



25 



30 



35 



40 



by reacting bridged or unbridged transition metal-aromatic complexes of the formula I 




(I) 

where the substituents and indices have the following meanings: 

M is titanium, zirconium, hafnium, vanadium, niobium, tantalum, chromium, mo- 

lybdenum, tungsten or an element of transition group 111 of the Periodic Table 
and the lanthanides, 

X are identical or different and are each fluorine, chlorine, bromine, iodine, hy- 

drogen, Ci-Cio-aIkyl. Ce-Cis-aryl, alicylaryt having from 1 to 10 carbon atoms 
in the alkyi part and from 6 to 20 carbon atoms in the aryl part, -OR^° or - 



n 

to R" 



is an integer from 1 to 4 and corresponds to the valence of M minus 2. 
are identical or different and are each hydrogen, halogen. Ci-C2tr-alkyi. 3- to 
8-membered cycloalkyi which may in turn bear a Ci~Cio-alkyl group as sub- 
stituent. Ce-Cis-aryl, alkylaryl having from 1 to 10 carbon atoms in the alkyI 



37 

part and from 6 to 20 carbon atoms in the aryl part, arylalkyt having from 1 to 
10 carbon atoms in the alkyi part and from 6 to 20 carbon atoms in the aryl 
part, where adjacent radicals from to may also form saturated, partially 
saturated or unsaturated cyclic groups having from 4 to 15 carbon atoms, 
5 Si(R®)3, -OR^**,-SR^°, -N(R^^)2. -P(R'°)2, and all the abovementioned radicals 

may be fully or partially substituted by heteroatoms. 
R® are identical or different and are each Ci-Cao-alkyl, Cs-do-cycloalkyl, 

Ce-Cis-aryl, where the radicals mentioned may be partially or fully substituted 
by heteroatoms, 

10 are identical or different and are each Ci-Cio-alkyI, Ce-Cis-aryl, C3-C10- 

cycloalkyl. alkylaryl or Si(R^^)3, 
R^^ are identical or different and are each Ci-Cio-alkyl, Ce-Cis-aryl, C3-C10- 

cyctoalkyi, alkylaryl; 
Y, are identical or different and are each 



15 



20 



R12 R12 R12 R12 

Ml • W M1 ' M1~CR212 — 

I II I 

R12 R12 R12 R12 



R12 R12 R12 R12 

I III 



C • O Ml • C C • 

I III 

25 R12 R12 R12 R12 

or =BR". =AIR^^,-Ge-. -Sn-. -0-. -S-, =SO, =S02. =NR^^ =CO. =PR^^ or 
=P{0)R^^ 

where 

30 R^^ are identical or different and are each hydrogen, halogen, Ci-Cio-alkyl, Ci- 

C,o-fluoroalkyl, Ce-Cio-fluoroaryl, Ce-Cio-aryl, Ci-Cio-alkoxy, C2-C10- 
alkenyl, Cy-CAo-arylalkyl. C8-C4<r-arylalkenyl, C7-C4(r-alkylaryl, or two radi- 
cals R^^ together with the atoms connecting them form a ring, 
is silicon, germanium or tin and 

35 m is 0, 1, 2 or 3, or 

Y is nonbridging and represents two radicals R' and R" where 

R', R" are as defined for R^ to R® and R\ R" together with adjacent radicals R*. R® 
may also form saturated, partially saturated or unsaturated cyclic groups hav- 
ing from 4 to 1 5 carbon atoms. 

40 
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and the substituents and indices have the following meanings: 

R^^ R^^\ R^*, R^** are identical or different and are each hydrogen, halogen. C1-C20- 
alkyl, 3- to 8-membered cycloalkyi which may in turn bear a Ci-Cio-alkyl 
group as substituent, Ce-Cis-aryl. alkylaryl having from 1 to 10 carbon atoms 
in the alkyi part and from 6 to 20 carbon atoms in the aryl part, arylalkyj having 
from 1 to 10 carbon atoms in the alkyI part and from 6 to 20 carbon atoms in 
the aryl part. -0R'°, -SR'°. -N(R'°)2, «P(R'°)2 or Si(R^)3. 



Z is a -[Q(R'^)(R'^)lq- group, where 

Q may be identical or different and are each silicon, germanium, tin or carbon, 

R^®, R^® are each hydrogen, Ci-Cio-alkyl. C3-Ci(rcycloalkyl or Ce-Cis-aryl, and 
q is 1,2,3 or 4; 

R^^-R^, R^^-R^ are identical or different and are each hydrogen, Ci-C2cralkyl, 3-to 8- 
membered cycloalkyi which may in turn bear a Ci-Cio-alkyl group as substitu- 
ent. Ce-Cis-aryl or arylalkyl. where adjacent radicals may together form cyclic 
groups having from 4 to 15 carbon atoms, or Si(R^^)3, and 
is an alkali metal ion or alkaline earth metal ion, and 

p is 1 when is an alkaline earth metal ion and is 2 when is an alkali metal 



Ion; 

and heating the resulting reacton mixture to a temperature in the range from minus TS^'C to 
250*'C, with or without addition of free radicals or free radical formers, to give a complex of 
the formula III 




(III). 



at least partially hydrbgenating III by means of hydrogen in the presence of a suitable cata- 
lyst to a complex of formula VI 



41 



is a divalent group such as 



5 




10 

and 

Hal is fluorine, chlorine, bromine or iodine. 

15 2. A process as claimed in claim 1, 

wherein are identical and are each oxygen. 

3. A process as claimed in claim 1 or 2, 

wherein the hydrogenation is carried out in the presence of homogeneous or heterogene- 
20 ous catalysts such as R, Pd, Rh, Ru, Os or nickel, Raney nickel, their oxides, salts or com- 

plexes, mixtures thereof, if desired on suitable catalyst supports, particulariy preferably in 
the presence of Pd on activated carbon. 
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A process as claimed in any of claims 1 to 3, 

wherein the complex of the formula I is firstly prepared by deprotonation of compounds of 
the formula IV 



30 
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(IV) 

and subsequent reaction of the deprotonated compound(s) with a suitable transition metal 
compound of the formula V 



MX4(Lewis base)k 



(V) 
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where all radicals are as defined in claim 1 and k is 0. 1 or 2. and the complex of the for- 
mula I prepared In this >vay is converted in the reaction solution without Isolation of inter- 
mediates into the complex of the formula IV. 

5 5. A process as claimed in any of claims 1 to 4 for preparing ethanediylbis(4,5,6,7- 
tetrahydroindenyl)zirconium dichloride (compound of formula Via), 
wherein a dihalozirconium bis{2,4,6-trimethylphenoxide) compound (compound of for- 
mula 1) is reacted with ethane-1.2-diylbisindenyldilithium (compound of formula II) to form 
ethanediyfbis{indenyl)zirconium bis(2,4,6-trimethylphenoxide) (compound of formula III) 

1 0 which is subsequently hydrogenated to ethanediylbis(4.5,6.7-tetrahydroindenyl)zirconium • 

bis(2,4.6-trimethylphenoxide) (compound of formula VI) and the phenoxide groups are sub- 
sequently replaced. 

6. A process as claimed in any of claims 1 to 4 for preparing ethanediylbis(4,5,6,7- 
1 5 tetrahydroindenyl)zirconium dichloride (compound of formula Via), 

wherein a dihalozirconium bis(2,4-di-tert-butylphenoxide) compound (compound of for- 
mula I) is reacted with ethane-1.2-diylbisindenyldnithium (compound of formula II) to form 
ethanediylbis(indenyl)zirconium bis(2.4-di-tert-butytphenoxide) (compound of formula III) 
which is subsequently hydrogenated to ethanediylbls(4,5,6.7-tetrahydroindenyl)zirconium 
20 bis(2,4-di-tert-butylphenoxide) (compound of formula VI) and the phenoxide groups are 

subsequently replaced. 
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I. Basis of the report 

1. With regard to the elements of the International application (Replacement sheets which have been furnished to 
the receiving Office in response to an invitation under Article 14 are referred to in this report as "originally filed" 
and are not annexed to this report since they do not contain amendments (Rules 70, 16 and 70. 1 7))\ 

Description, Pages 

1-35 as originally filed 

Claims, Numbers 

1-6 received on 13.10.2004 with letter of 12.10.2004 

2. With regard to the language, all the elements marked above were available or furnished to this Authority in the 
language in which the international application was filed, unless otherwise indicated under this item. 

These elements were available or furnished to this Authority in the following language: , which is: 

□ the language of a translation furnished for the purposes of the international search (under Rule 23.1 (b)). 

□ the language of publication of the international application (under Rule 48.3(b)). 

□ the language of a translation furnished for the purposes of international preliminary examination (under 
Rule 55.2 and/br 55.3). 

3. With regard to any nucleotide andA>r amino acid sequence disclosed in the international application, the 
international preliminary examination was carried out on the basis of the sequence listing: 
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□ filed together with the international application in computer readable form. 

□ furnished subsequently to this Authority in written form. 

□ furnished subsequently to this Authority in computer readable form. 

□ The statement that the subsequently furnished written sequence listing does not go beyond the disclosure 
in the international application as filed has been furnished. 

□ The statement that the information recorded in computer readable form is identical to the written sequence 
listing has been furnished. 

4. The amendments have resulted in the cancellation of: 

□ the description, pages: 

□ the claims, Nos.: 

□ the drawings, sheets: 

5. □ This report has been established as if (some of) the amendments had not been made, since they have 

been considered to go beyond the disclosure as filed (Rule 70.2(c)). 

(Any replacement sheet containing such amendments must be referred to under item 1 and annexed to this 
report,) 

6. Additional observations, if necessary: 
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Inventive step (IS) 
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D1 : WO 92/09545 A (MASSACHUSETTS INST TECHNOLOGY) 1 1 June 1992 
(1992-06-11) 

D2: SCHMIDT ET AL: "photochemical isonierization of me2si-bridged 

zirconocene complexes, application to stereoselective synthesis of ansa- 
zirconocene binaphtholate stereoisomers" ORGANOMETALLICS, 
WASHINGTON. DC, US, vol. 16, no. 8, 15 April 1997 (1997-04-15), pages 
1724-1728, XP002089634 ISSN: 0276-7333 
D3: WO 02/00672 A (BRINTZINGER HANS H ;BASELL POLYOLEFINE GMBH 
I (DE); DAMRAU ROBERT (D) 3 January 2002 (2002-01-03) 

D4: WO 99/15538 A (BRINTZINGER HANS H ;DAMRAU HANSflOBERT 

HELLMUTH (DE); TARGOR GMBH) 1 April 1 999 (1 999-04-01 ) 
D5: US-B-6 262 2861 (DAMRAU HANS-ROBERT-HELLMUTH ET AL) 17 July 
2001 (2001-07-17) 

D6: US-A-5 442 1 1 9 (BROENE RICHARD D ET AL) 1 5 August 1 995 (1 995-08- 
15) 

D7: US-A-5 883 275 (NIESERT CLAUS-PETER ET AL) 1 6 March 1 999 (1 999- 

03-16) 

D8: POLO, ELEONORA ET AL: "Ethene/propene copolymerisations with rac- 
EBTHiZrR2/alumoxane: sigma-ligands effect" JOURNAL OF MOLECULAR 
CATALYSIS A: CHEMICAL, vol. 160, 2000, pages 229-236, XP002273500 
D9: HABAUE SHIGEKI ET AL.: "Polymerisation and asymmetric oligomerisatlon 
of allylsilanes using chiral ethylenebis(4,5,6,7-tetrahydro-1-indenyl)2 irconium 
and -hafnium complexes" MACROMOL. CHEM. PHYS., vol. 199, 1998, 
XP002273501 

D10: EP-A-0 643 079 (SPHERILENE SRL) 15 March 1995 (1995-03-15) 



Novelty 

D1 , D2 do not disclose the compounds of formula Via or the intermediates in the 
reaction of claim 1 . 

The present claims differ from the disclosures of D3, D4 and D5 through the step of 
hydrogenating a compound of formula III. 
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D6 discloses the use of ethylene-1 ,2-bis-(4,5,6,7-tetrahyclro-t-indenyl) metallocene 
catalysts, but not a method for their preparation. 

It does not however specifically disclose the intermediate of formula (III) and its 
subsequent hydrogenation. " 

D8 -D10 do not disclose processes involving the intermediate involving the ansa 
compound of formula III. 

Inventive Step 

The closest prior art is considered to be D3, since this discloses a similar process to 
that claimed for the preparation of compounds according to formula VI. 

The difference between the claimed process and that of D3 lies in the fact that the 
hydrogenated products of the present claims are obtained from the corresponding 
aromatic compounds of formula III, whereas the hydrogenated group is already present 
in the starting compound of formula I in D3, cf definitions of to R^. 

D7 discloses in general a process for the hydrogenation of metallocenes and certain 
specific metallocenes such as rac-ethylenbis(indenyl)zirconium dichloride D7 discloses 
in general a process for the hydrogenation of metallocenes and certain specific 
metallocenes such as rac-ethylenbis(indenyl)2irconium dichloride 
The skilled person wishing to provide a further process for the preparation of 
hydrogenated metallocenes would have found it to obvious to add the further step of 
hydrogenating the aromatic compounds of D3, in particular taking the general teachings 
of D7 into account. 



Contrary to the requirements of Rule 5.1(a)(ii) PCT, the relevant background art 
disclosed in the documents D3 and D7 is not mentioned in the description, nor are 
these documents identified therein. 
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Basis of the report 

a. With regard to the language, the international search was carried out on the basis of the international application In the 
language in which It was filed, unless otherwise indicated under this item. 

I ] the international search was carried out on the basis of a translation of the international application furnished to this 
Authority (Rule 23.1(b)). 

b. With regard to any nucleotide and/or amino acid sequence disclosed in the international application, the international search 
was carried out on the basis of the sequence listing : 
I I contained in the international application in written form. 

filed together with the international application in computer readable form. 

furnished subsequently to this Authority in written form. 

furnished subsequently to this Authority in computer readble form. 



2. 
3. 
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the statement that the subsequently furnished written sequence listing does not go beyond the disclosure in the 
international application as filed has tDeen furnished. 

the statement that the information recorded in computer readable form is identical to the written sequence listing has been 
furnished 

Certain claims were found unsearchable (See Box I). 
Unity of invention is lacking (see Box II). 



4. With regard to the title, 

\x] the text is approved as submitted by the applicant. 

I I the text has been established by this Authority to read as follows: 



With regard to the abstract, 

\x\ the text is approved as submitted by the applicant. 

□ the text has been established, according to Rule 38.2(b), by this Authority as it appears in Box III. The applicant may, 
within one month from the date of mailing of this international search report, submit comments to this Authority. 

The figure of the drawings to be published with the abstract is Figure No. 



I I as suggested by the applicant. None of the figures. 

I I because the applicant failed to suggest a figure. 

I j because this figure better characterizes the invention. 
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(54) Title: PREPARATION OF PAimALLY.HYDROGENATEDRAC-ANSA-METALLOCENE COMPLEXES 
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(57) Abstract: The invention relates to a process for preparing hydrogenated or partially hydrogenated, racemic ansa-metallocene 
complexes by reacting bridged or unbridged transition metal complexes with alkali metal compounds or alkaline earth metal com- 
pounds, heating the resulting reaction mixture to a temperature in the range from -78 to ISO^'C and at least partially hydrogenating 
the reaction products in the presence of a suitable catalyst, to the corresponding hydrogenated or partially hydrogenated metallocenes 
and to their use as catalysts or as a constituent of catalysts for the polymerization of olefinically unsaturated compounds or as reagents 
or catalysts in stereoselective synthesis. 
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Preparation of partially Hydrogenated rac-ansa-metallocene complexes 



The present Invention relates to a process for preparing hydrogenated or partially hydrogenated, 
5 racemlc ansa-metallocene complexes, to the complexes themselves and derivatives thereof and 
to their use as catalysts or as a constituent of catalysts for the polymerization of olefinically unsa- 
turated compounds or as reagents or catalysts in stereoselective synthesis. 

. Apart from stereospeclfic olefin polymerization, enantioselective organic synthesis is increasingly 
10 . offering Interesting possible uses for chiral metallocene complexes of metals of transition groups 
III - VI of the Period Table of the Elements. The applications mentioned generally require the use 
of a metallocene complex in Its racemic form, I.e. without meso compounds. In the case of the 
diastereomer mixture (rac and meso form) usually obtained in metallocene syntheses of the prior 
art, the meso form has to be separated off. There have therefore been attempts in the past to 
16 develop racemoselective syntheses of ansa-metallocenes, and corresponding synthetic routes of 
a general nature are described, for example, in WO 99/15538 and in DE 10030638. The racemo- 
selective synthesis of ansa-metallocenes proceeds via the intermediate of an ansa-metaliocene 
bisphenoxide or an ansa-metaliocene biphenoxide. 

20 Hydrogenated metallocenes such as ethyIenebis(tetrahydroindenyl)zirconium dichloride and dl- 
methylsilanediylbis(tetrahydroindenyl)zirconium dichloride are known from J. Am. Chem. Soc. 
(1996). 118, 2105, J. Mol. Katal. A, Chem. (1995), 102, 59, EPA 0643079 and JPA 07292019. 
They are suitable for the preparation of polyolefins such as isotaclic polypropylene, copolymers 
and elastomers. In addition, a series of further, hydrogenated metallocenes are also known, cf. 

25 EPA 0581754, JPA 07041521. Hydrogentated and partically hydrogenated metallocenes have 
likewise been described as catalyst precursors for the polymerization of olefins, cf., for example, . 
EPA 0344887, EPA 0185918 and EPA 0537686. Hydrogenated and partially hydrogenated me- 
tallocenes have a different three-dimensional structure and different polymerization properties 
compared to their unsaturated analogues, and this altered structure and properties leads to 

30 advantageous effects and possible uses in particular applications. 

In the prior art, the preparation of hydrogenated or partially hydrogenated ansa-metallocenes. In 
particular those having partially Hydrogenated Indenyl systems as ligands. is usually carried out 
via preparation of the bisindenyl-zirconocene dichlorides, their isolation and subsequent hydro- 
35 genation, followed by isolation of the hydrogenated or partially hydrogenated product by crystal- 
lization (cf., for example, EP 839 822 and references cited therein). This synthetic route has a 
number of disadvantages: 



40 



The synthesis of the ansa-metallocene dichloride complexes is normally carried out via the gene- 
ral route using zirconium tetrachloride as metal source: here, the ansa-ligand is dissolved in tolu- 
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ene, deprolonated by means of strong bases and then reacted with zirconium tetrachloride to give 
the corresponding ansa-metallocene dichloride (plus two equivalents of lithium chloride). The 
ansa-metaliocene dichloride, which mostly precipitates during its formation, is separated off from 
the lithium chloride by known methods and the complex is, if appropriate, purified further by cry- 
5 stallization. 

This "classical" reaction route has two significant problems. Apart from the desired racemate, 
virtually equivalent quantities of the mirror-symmetric meso diastereomer are formed in most 
cases. In addition, the yields of rac/meso mixture achieved using this strategy are relatively low (in 

10 the order of from about 30 to 40%). However, when the ansa-metallocene dichlorides are to be 
employed as catalysts for the polymerization of substituted olefins, only the racemates can be 
used (as mentioned above). In terms of the ansa-metallocene dichloride synthesis, this requires 
an often laborious and disadvantageous rac/meso separation or even destruction of the meso 
complex. As a result of this. the final yield of pure rac-ansa-metallocene dtchioride is usually not . 

1 5 more than 1 5 - 20%. 

Further disadvantages are associated with the efficiency of the synthesis. As described above, 
the ansa-metallocene dtchioride has to be separated from the lithium chloride which Is formed 
simultaneously. This step is often relatively difficult, since the separation of the sparingly soluble 
20 (particulariy in toluene) ansa-metaliocene dichloride from the likewise virtually insoluble (in tolue- 
ne) lithium chloride requires large amounts of solvent and therefore limits the productivity and 
efficiency of the synthetic route. 

Furthermore, owing to the low solubility of the ansa-metallocene dtchioride in hydrocarbon sol- 
25 vents, the concentrations of the complex in the hydrogenatton reaction of this complex are relati- 
vely low in most cases. This also restricts the productivity and efficiency of the overall synthetic 
route. 

•For this reason, partially hydrogenated ansa-metallocenes have hitherto only been obtainable If 
30 often considerable losses in yield and uneconomical synthesis conditions are accepted. 

it is an object of the present invention to avoid the disadvantages of the prior art and provide a 
simple and cost-effective but at th^e same time highly effective process for preparing hydrogenated 
and partially hydrogenated, racemic metaliocene complexes which are virtually free of meso iso- 

35 mer (NMR measurement accuracy). A particular object of the present invention is to find a race- 
-moselective synthetic route to hydrogenated and/or partially hydrogenated metaliocene comple- 
xes which leads in a siniple and inexpensive manner to end products which can be isolated in . 
pure form. A further object Is to find hydrogenated or partially hydrogenated, racemic metaliocene 
complexes which can either be used directly as catalysts, primarily for olefin polymerization, or be 

40 used after modification, for example after substitution of an "auxiliary ligand", as or in catalysts, 
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primarily for olefin polymerization, or wiiicli can be used as reagents or catalysts in stereoselecti- 
.ve synthesis. 

We have found that this object is achieved by the process defined in the claims, the resulting hy- 
5 drogenated or partially hyrogenated, racemic metallocene complexes (VI) and their use as cata- 
lysts or in catalysts for the polymerization of olefinically unsaturated compounds or as reagents or 
catalysts in stereoselective synthesis. 

The tenns "meso form", "racemate" and thus also "enantiomers" in the context of metallocene 
10 complexes are known and defined, for example, in Rheingold et al., Organometallics 11 (1992). p. 
1869-1876. 

For the purposes of the present invention, the term "virtually meso-free" means that more than 
80%. preferably at least .90%, of a compound are present in the form of the racemate. particularly 
preferably at least 95%, 



15 



20 



25 



30 



In the present context, the term "hydrogenated or partially hydrogenated" means that at least one 
pair or a plurality of pairs of the unsaturated carbon atoms, i.e. sp^-hybridized carbon atoms, pre- 
sent in the ligand system prior to the hydrogenation step are hydrogenated. i.e., are present after 
the hydrogenation in hydrogen-saturated form, namely as sp^-hybridized carbon atoms. 

The process of the present invention for preparing hydrogenated or partially hydrogenated, race- 
mic ansa-metallocene complexes comprises the follov^^ing seps: 
reacting bridged or unbridged transition metal-aromatic complexes of the formula \ 




(I) 



•where the substrtuents and indices have the following meanings: 
35 M is titanium, zirconium, hafnium, vanadium, niobium, tantalum, chromium, mo- 

lybdenum, tungsten or an element of transition group III of the Periodic Table and the 
lanthanides. . 

X are identical or different and are each fluorine, chiorine, bromine. Iodine, hydrogen, 

Ci-Cio-aII<yl. C6-Ciff-aryl. alkylaryi having from 1 to 10 carbon atoms In the alkyi 
40 part and from 6 to 20 carbon atoms in the aryl part, -OR**® or -4slR^°R^\ 
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to 



10 

R^ 
R^ 

15 R^ 
Y, 

20 



,10 



all 



is an integer from 1 to 4 and corresponds to the valence of M minus 2, 
are identical or different and are each hydrogen, halogen, Ci-C2cr-alkyl, 3- to 8- 
membered cycloalkyi which may in turn bear a Ci-Cio-alkyl group as substituent, 
Ce-Cis-aryl, alkylaryl having from 1 to 10 carbon atoms In the alkyi part and from 6 
to 20 carbon atoms in the aryl part, arylalkyi having from 1 to 10 carbon atoms in the 
alkyI part and from 6 to 20 carbon atoms In the aryl part, where adjacent radicals 
from R^ to R^ may also form saturated, partially saturated or unsaturated cyclic 
groups having from 4 to 15 carbon atoms, S\(R%, -OR^°, -SR^°, -N(R^'*)2. -P(R^*^2. 
and all the abovementioned radicals may be fully or partially substituted by 
heteroatoms, 

are identical or different and are each Ci-C2o-alky!, Ca-Cio-cyclpalkyl, Ce-Cis-aryl, 
where the radicals mentioned may be partially or fully substituted by heteroatoms, 
are identical or different and are each Ci-Cio-alkyI, Ce-Cis-aryl, Ca-Cio-cycloalkyl, 
alkylaryl or Si(R*'^)3. 

are identical or different and are each CrCio-aIkyl, Cs-Cis-aryl, Ca-Cio-cycloalkyI, 
alkylaryl; 

are identical or different and are each 

R12 R12 R12 R12 



R12 



-Ml — 1^1— 
R12 R12 



-MI-CR2I2— 
R12 



25 



R12 

I 

c — 



R12 



R12 

-O Ml— 



R12 



R12 R12 



R12 R12 



30 



>12 



35 



40 



where 
012 



m 
Y 

R\ R" 



or =BR". =AIR'^-Ge-, -Sn-, -O- -S-, =SO, =S02. =NR'^ =CO, =PR'* or =P(0)R 

are identical or different and are each hydrogen, halogen, Ci-Cio-alkyl, Ci-Cio-fluo- 

roalkyl, Ce-Cio-fluoroaryl, Cg-Cio-aryl, Ci~Cio-alkoxy, C2-Cio-alkenyl. C7-C40- 
arylalkyl, C8-C4o-arylalkenyl, C7-C4o-alkylaryl, or two radicals R^^ together with the 
atoms connecting them form a ring, 
is silicon, germanium or tin and 
is 0, 1,2 or 3, or 

is nonbridging and represents two radicals R* and R", where 

are as defined for R^ to R° and R', R" together with adjacent radicals R^ R^ may also 
form saturated, partially saturated or unsaturated cyclic groups having from 4 to 15 
carbon atoms. 
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with cyclopentadienyl derivatives of the formula II 



5 

10 

16 

where 

20 




is a divalent group such as 




40 is a divalent group such as 
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or 




R 



or 



19" 




10 



15 



20 



25 



and the substituents and indices have the following meanings: 

R^"*, R^"** are identical or different and are each hydrogen, halogen, Ci-C2o~alkyl, 3- 
to 8-membered cycloalkyl which may in turn bear a Ci-Cio-alkyl group as substltu- 
ent, Ce-Cis-aryl, alkylaryl having from Tto 10 carbon atoms In the alkyi part and 
from 6 to 20 carbon atoms in the aryl part, arylalkyi having from 1 to 10 carbon atoms 



z • 

Q 

R^^ R^^ 

q 

R".R^. 



P 



-SR 



10 



in the alkyl part and from 6 to 20 carbon atoms in the aryl part. -OR . 
N(R'^)2,-P{R'°)2orSi(R%. 
is a -[Q(R^^)(R^%- group, where 

may be identical or different and are each silicon, germaniunfi, tin or carbon, 
are each hydrogen, Ci-Cio-alkyl. Ca-Cio-cycloalkyI or Ce-Cis-aryl, and 
is .1,2, 3or4; 

R^^-R^^' are identical or different and are each hydrogen, Ci-Czo-alkyl, 3-to 8- 
membered cycloalkyl which may in turn bear a Ci-Cio-alkyI group as substituent, Ce- 
Ci5-aryl or arylalkyi, where adjacent radicals may together form cyclic groups having 
from 4 to 15 carbon atoms, or Si(R^^)3. and 
is an alkali metal ion or alkaline earth methal ion. and 

is 1 when Is an alkaline earth metal ion and is 2 when is an alkali metal Ion; 



30 



and heating the resulting reacton mixture to a temperature in the range from minus 78*C to 
250°C, with or without addition of free radicals or free radical formers, to give a complex of the 
formula III . 



35 



40 
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15 0") 

and at least partially hydrogenating III by means of hydrogen In the presence of a suitable cata- 
lyst 

20 It has surprisingly been fpund that the racemoselectlve synthesis of hydrogenated or partially 
hydrogenated metallocene complexes can be achieved successfully when transition metal com- 
plexes of the formula I are prepared, preferably without Isolation of intermediates, from corre- 
sponding bridged biphenqxide-type or unbridged bisphenoxide-type ligands by reaction with tran- 
sition metal halides in a manner known per se, these complexes are reacted with cyclopentadie- 

25 nyl derivatives of the formula II to give biphenoxide- or bisphenoxide-substituted metaliocenes 
having aromatic bislndenyl ligands, or heteroatom-containing analogues thereof, of the fomriula 111 
which are subsequently catalytically hydrogenated in the reaction mixture. It has been found that 
this reaction route leads racemoselectively and in high yields to the corresponding hydrogenated 
or partially hydrogenated, racemlc biphenoxide- or bisphenoxide-substituted ansa-metallocenes. 

30 In this way. a yield-reducing, complicated diastereomer separation is avoided. 

The hydrogenated or partially hydrogenated. racemlc biphenoxide- or bisphenoxide-substituted 
ansa-metallocenes can be used "as catalysts either directly or after conversion into the correspon- 
ding partially hydrogenated ansa-metallocene dichloride complexes by replacement of the • 

35 phenoxide ligands. Since the biphenoxide- or bisphenoxide-substituted ansa-metallocenes are, in 
" contrast to the corresponding hydrogenated or partially hydrogenated ansa-metaliocene dichlori- 
de complexes, relatively readily soluble in organic solvents, separating them from LiCI or other 
salts or the hydrogenation catalyst is considerably simpler. Furthermore, the synthesis can be 
carried out in highly concentrated solutions, which further improves the economics of this reaction 

40 route. 
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In the process of the present invention, preference Is given to using bridged or unbridged transiti- 
on metal-aromatic complexes of the formula I, 




H H 



(IV) 

25 by deprotonatlon using suitable deprotonating agents and the subsequent reaction of the depro- 
tonated compounds with a suitable transition metal compound of the formula V 

IVlX4(Lewis base)K (V) 

30 • where k is 0, 1 or 2, with, the substituents and indices in the formulae (I). (V) and (IV) having the 
following meanings: 

M istitanium, zirconium, hafniuni, in particular zirconium; and 

■ X are identical or diffeTent and are each fluorine, chlorine, bromine, iodine, preferably 

chlorine, or Ci-Ce-alkyI such as methyl, ethyl, n-propyl, isopropyl, n-butyl, sec-butyl. 
35 i-butyl, preferably tert-butyl. or alkoxide -OR® or amide -U{R\ where R® are identical 

or different and ai;e each preferably Ci-Cio-alkyl. Ce-Cis-aryl. alkylaryl. arylalkyi, fluo- 
roalkyl or fluoroaryl each having from 1 to 10 carbon atoms in the alkyi radical and 
from 6 to 20 carbon atoms in the aryl radical, for example methyl, ethyl, i-propyl, tert- 
butyl. phenyl, naphthyl, p-tolyl. benzyl, trifluoromethyl. pentafluorphenyl. 

40 
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The substituents to R® are identical or different and are each preferably hydrogen, fluorine, 
chlorine, bromine, iodine. Ci-Czo-alkyt. -0R'°. -SR'°. -N(R'°)2. -P{R'^)2 or Si(R®)3. where R® and 
^ R^° are identical or different and are each CrCio-alkyl, Ce-Cis-aryl. Ca-Cio-cycloalkyI, alkylaryl. 

5 Furthermore, the substituents R^ to R® may each be 3- to 8-membered cycloalkyi which may In 
turn bear a Ci-Cio-alkyI radical such as methyl, ethyl or propyl as substituent. Examples of such 
cycloalkyi radicals are cyclopropyl, cyclopentyl, preferably cyclohexyl. norbornyl. In particular em- 
bodiments, R^ to R® may also be Ce-Cis-aryi such as phenyl or naphthyl or alkylaryl having from 1 
to 10 carbon atoms in the alkyi part and from 6 to 20 carbon atoms in the aryl part, e.g. pJ-tolyl; 

10 arylalky! having from 1 to 10 carbon atoms in the alkyI part and from 6 to 20 carbon atoms in the 
aryl part, e.g. benzyl, neophyl; or triorganosilyl such as SI(R®)3, where R° are identical or different 
and are each Ci-Czo-alkyl, Ca-Cio-cycioalkyI, Cg-Cis-aryl, for example.trimethyisilyl,.tert- 
butyldimethylsilyi, triphenylsllyl. The radicals mentioned can of course also be partially or fully 
substituted by heteroatoms, for example by S-, O- or halogen-containing structural elements. 

15 Examples of such substituted radicals R^ to R® are the trifluoromethyl, pentafluoroethyl, heptafluo- 
ropropyl. heptafluorolsopropyl and pentafluorophenyl groups. 

Preferred substituents R^ and R® for bridging Y and R\ R*, R" and R* for nonbridging Y are, inde- 
pendently of one another. Ci-Cio-alkyi groups such as methyl, ethyl, n-propyl, Isopropyl, n-butyl, 
20 sec-butyl, i-butyl. tert-butyl, preferably simply methyl. Particular preference is given to all substitu- 
ents R\ R', R" and R® for nonbridging Y being identical and each being methyl and the substitu- 
ents R^ and R° in the case of bridging Y being identical and each being tert-butyl groups. 

In preferred embodiments. R\ R\ R" and R® for nonbridging Y are ail methyl, particulary pre- , 
25 ferably with Y^ being -0-, i.e. 2 molecules of 2.6-dimethylphenoI are used as ligands in fprmula 
(IV). !n addition, the use of 2.4.6-trimethylphenol and 2,4-di-tert-butylphenol is also preferred 
according to the present invention. 

The substituents R^ and R^ can be varied within a wide range to alter the solubility of the metal- 
30 locene complexes (III) and (VI) resulting from the process of the present invention and, according 
to the present invention, are Identical or different and are each hydrogen, fluorine, chlorine, bro- 
mine, iodine, preferably chlorine, alkoxide -OR^°, thiolate -SR^*^. amine -N(R^V -P(R^°)2 or 
Si(RV where R® and are identical or different and are each Ci-Cio-alkyl, Ca-Cio-cycloalkyl. in 
particular 3- to 8-membered cycloalkyi which may in turn bear a Ci-Cio-alkyl radical such as me- 
35 thyl, ethyl or propyl as substituent. Examples of such cycloalkyi radicals are cyclopropyl, cyclo- 
pentyl, preferably cyclohexyl, norbornyl. Furthermore, R® and R^° may also be halogen- 
substituted alkyi or cycloalkyi radicals, for example trifluoromethyl, pentafluoroethyl, heptafluoro- 
propyl or heptafluoroisopropyl. . 



40 
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A person skilled in the art will choose alkyi, cycloalkyi or aromatic substituents and to in- 
crease the solubility of the metallocene complexes in nonpolar solvents and will choose polar 
substituents R^ and R®, for example halogen, alkoxide, thiolate, amine and the like, to reduce the 
solubility of the complexes in nonpolar solvents. 

6 

In the latter case, and R^ are preferably halogens such as chlorine or bromine, alkoxides 
-OR^°, thiolates -SR^° or amines -N(R^°)2. where R^° is methyl, ethyl, n-propyl, isopropyl, tert- 
butyl, cyclopropyl, cyclopentyl, cyclohexyl, norbomyl. 

10 Very particular preference is given to being methyl. R^ and R® in formula (I) are particularly 
preferably chlorine, bromine, methoxy, ethoxy. isopropyloxy, tert-butyloxy, cyclopropyloxy or cy- 
clohexyloxy. 

Variation of the substituents R^ and R® over a wide range does not have an adverse effect on the 
15 racemoselectivity of the synthesis, so that appropriate choice of the substituents, taking account 
of the chosen reaction conditions, enables the yield of the synthesis to be Increased and impro- 
ved in a targeted manner. 

For the purposes of the present invention, phenoxides, biphenoxides or bisphenoxides (or their 
20 analogous derivatives) are all compounds of the formula IV and their analogous derivatives clai- 
med according to the present invention, i.e. both those particular compounds and ligands having 
this basic structure and other elements or groups as defined for in place of the phenol oxygen 
In the position Y\ 

26 Apart from the abovementioned bridges Y and Y\ preferred bridges in particular embodiments of 
the invention are methylene -CH2-, -S-, -0-, -C(CH3)2-; very particular preference is given to the 
bridges Y^ being identical and each being oxygen -0-. Furthermore, particular preference Is given 
to biphenoxides in which ni is zero and both Y** are oxygen. 

30 When Y is nonbridging arid represents two radicals R' and R", these are preferably defined as for 
R^ to R®. including the radicals indicated as preferred there. Furthermore. R', R" together with 
adjacent radicals R^, R® can form saturated, partially saturated or unsaturated cyclic groups ha- 
ving from 4 to 15 carbon atoms. " 

35 Suitable deprotonating agents for the deprotonation of (IV) are. for example, n-butyllithium, tert- 
butyllithium, sodium hydride. potassium tert-butoxide, Grignard reagents derived from magnesi- 
um, magnesium compounds such as di-n-butylmagnesium, (n,s)-dibutylmagnesium or other sui- 
table alkyi compounds of alkaline earth metals or alkali metals. 



40 
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The bridged or unbridged transition metal complexes of the fonnula (I) are subsequently reacted 
with cyclopentadienyl derivatives of the formula (II): 



10 




15 



(II) 

where the substituents and indices are as defined above.' using methods which are generally 
20 known to those skilled in the art 

As cyclopentadienyl derivatives of the fomnula (II). preference is given to using those in which 



25 




and 




are 



30 



5l7 



5ir 



A20 



and 



35 



and in which is an alkali metal ion or an alkaline earth metal ion, in particular LI, Na, K, Rb, Cs, 
Be, Mg, Ca, Sr or Ba. where p = 1 in the case of Be, Mg, Ca, Sr, Ba and p = 2 In the case of LI, 
Na, K, Rb, Cs. with the radicals r" to R^ and R^'' to R*' being as defined above. 



40 
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A well suited procedure has been found to be the following, which is generally carried out in the 
tennperature range from -78 to 110**C, preferably initially at about 20'C, and In which the reaction 
may. If necessary, be completed by boiling under reflux. 

5 The compounds of the formula (IV) are firstly deprotonated in a suitable solvent or solvent mixtu- 
re, for example toluene or tetrahydrofuran (THF), by means of, for example, sodium hydride or n- 
butyllithium and the transition metal compound, for example the hailde such as titanium tetrachlo- 
ride, zirconium tetrachloride or hafnium tetrachloride, is subsequently added, advantageously in 
the form of the bis-THF adduct or the DME adduct of the formula (V). As an alternative, the de- ' 

10 protonated compound of the formula (IV) can be added to a solution of the transition metal com- 
pound. After the reaction is complete, the product (I) can generally be obtained by crystallization 
after salts have been separated off. However, preference is given to using the reaction mixture 
which has been freed of salts for the further procedure without isolation of (I). 

15 The bridged or unbridged transition metal complexes (I) generally still contain from 1 to.4 equiva- 
lents of the Lewis base which is generally introduced via the synthetic route. Examples of such 
Lewis bases are ethers such as diethyl ether or tetrahydrofuran (THF) and also amines such as 
TI^IEDA. However, it is also possible to obtain the transition metal complexes (II) free of Lewis 
bases, for example by drying under reduced pressure or by choosing other solverits in the syn- 

20 thesis. Such measures are Icnown to those sl^illed In the art 

The transition metal complexes of the formula (I) are reacted as described above with cyclopen- 
tadienyl derivatives of the formula (II), with or without subsequent heating of the reaction mixture 
obtained and in the presence or absence of free radicals or free radical formers, as described 
25 below. 



Preference is given to using transition metal complexes (I) In which M is zirconium and the radi- 
cals R'' to have the above-described preferred meanings and in which Y'' are each oxygen. 
Very well suited complexes are dichlorozlrconium bis(2.6-dimethyIphenoxide), dichlorozirconium 

30 bis(2,4,6-trimethylphenoxide). dichlorozirconium bis(2,6-dimethyl-4-chlorophenoxide), dichlorozir- 
conium bis(2.6-dimethyl-4-bromophenoxide), dichlorozirconium bis(2,6-dimethyl-4- 
methdxyphenoxide), dichlorozirconium bis(2,6-dimethyl-4-ethoxyphenoxide), dichlorozirconium 
bis(2,6-dimethyM-tert-butoxyphehoxide), dichlorozirconium bis(2,4-di-tert-butylphenoxide), dichlo- 
rozirconium bis(3,5-di-tert-butylphenoxide), dichlorozirconium 3,3*-di-tert-butyl-5,5*-dimethoxy-1 ,1*- 

35 bi-2-phenoxide. dichlorozirconium 3,3'-dl-tert-butyl-5,5-diethoxy-1,r-bi-2-phenoxide, dichlorozir- 
conium 3,3*-di-tert-butyl-5,5'-dipropyloxy-1 . 1 -bi-2-phenoxide, dichlorozirconium 3,3'-di-tert-butyi- 
5,6'-dimethyIthio.1,r-bl-2-phenoxlde. dichlorozirconium 3.3'-di-tert-butyl-5,5'-dlethylthio-1.r-bI-2- 
phenoxide, dichlorozirconium 3,3'-di-tert-butyl-5,5'-dipropylthJO-1.1 -bi-2-phenoxide, their solvent 
adducts and the zirconium blsphenoxide and zirconium biphenoxide compounds mentioned in the 

40 examples. 
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The reaction according to the present invention of compounds of the formula (I) with cyciopenta- 
dienyl derivatives of the fomnula (I!) in the process of the present invention leads initially in a 
Icnown manner to the transition metal complexes of the formula (III) 



10 



15 




(111) 

. .where all substituents are as defined above, including the preferred substituents. 

20 

In a further process step, the complexes of the formula (111) are at least partially hydrogenated In . 
the presence of a suitable catalyst to give hydrogenated or partially hydrogenated. racemic ansa- 
metallocene complexes of the formula (VI): 



30 



35 




(VI) 



40 
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where the substituents and indices have the abovementidned meanings, in particular the prefer- 
. red meanings, and: 



is a divalent group such as 




10 



15 




or 



>17 




Xg-^RlS 



or 



?17 




19 



>18 



and 



20 




is a divalent group such as 



25 



30 




or 




35 



where: 



40 Z 



R^"*, R^^' are identical or different and are each hydrogen, halogen, Ci-Czo-alkyl, 3- 
to 8-membered cycloalkyi which may in turn bear a CrCio-alkyl group as substitu- 
ent, Cg-Cis-aryl, alkylaryl having from 1 to 10 carbon atoms in the alkyi part and 
from 6 to 20 carbon atoms in the aryl part, arylalkyi having from 1 to 10 carbon atoms 
in the alky! part and from 6 to 20 carbon atoms in the aryl part, -OR**". -SR^°, 
-N(R^°)2. -P(R^°)2 or Si(R®)3, and 
. is a -IQ(R^^)(R^®)]q- group, where 
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Q 

q 



;'R^^-R^°, 



can be identical or different and is silicon, germanium, tin or carbon, 
are each hydrogen, CrCio-alkyI, Ca-Cio-cycloalkyI or Ce-Cis-aryl. and 
is 1,2, 3 or 4; 

R^^'-R^°' are identical or different and are each hydrogen, Ci-Czo-allqrI. 3- to 8- 
membered cycloalkyi which may in turn bear a Ct-C^o-alkyl group as substituent Ce- 
Cis-aryl or arylaikyl, where adjacent radicals may also together form cyclic groups 
having from 4 to 15 carbon atoms, or Si(R^V 



10 



Particular preference is given to 



15 . 




and 




being 



25 




where R^^-R^. R^^-R^ are identical or different and are each preferably hydrogen, .Ci-Cio-aIkyl, 
where adjacent radicals may together also form cyclic groups having from 4 to 15 carbon atoms. 

30 ' The hydrogenation can be carried out in the presence of a homogeneous or heterogeneous cata- 
lyst, preferably a heterogeneous catalyst. Suitable catalysts are Pt, Pd, Rh, Ru, Os and also nik- 
kel, Raney nickel, their oxides, salts or complexes, mixtures thereof, if desired on suitable catalyst 
supports. Particular preference is given to carrying out the hydrogenation in the presence of hete- 
rogeneous palladium catalysts, in particular palladium on carbon or activated carbon. 

35 

Further examples of hydrogenation catalysts which are suitable for the purposes of the present 
invention are palladium on barium sulfate, palladium on aluminum oxide, palladium black, palladi- 
um sponge, platinum oxide, platinum black, platinum sponge, platinum dioxide, etc. 



40 
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Suitable hydrogenation catalysts are in principle those compounds or elements wliich do not hy- 
drogenate or only partly, hydrogenate the solvent under the hydrogenation conditions employed. 

The catalytic hydrogenation is preferably carried out in the temperature range from 0**C to 150*C, 
5 in particular in the range from IS^'C to lOO'^C. The solvents used in the reaction are suitable hy- 

drogenation-stable solvents, particularly preferably halogen-free solvents. Solvents which are 
. suitable for this purpose are aromatic solvents such as benzene, toluene, xylene (as an isomer 

mixture), o-xylene, m-xylene, p-xylene, mesltylene, tetralin, anisole. cumene, 1 ,2-diethylben2ene, 

1,3-diethylben2ene, 1 ,4-diethylbenzene, 1-ethyI-2-methylben2ene, 1-ethyl-3-methylbenzene, 1- 
10 'ethyl-4-methylbenzene. Preference is given to anisole, toluene, benzene, xylenes (as a mixture or 

pure substances) and tetralin. 

Further suitable solvents are aromatic or aliphatic ethers such as anisole, ethyl phenyl ether, iso- 
propyl phenyl ether, diethyl ether, di-n-butyl ether, tert-butyl methyl ether, tetrahydrofuran, dioxane 
15 and dimethoxyethane (DME). It is also possible to use esters of aliphatic or aromatic carboxylic 
acids as solvents, for example ethyl acetate and propyl butyrate. 

Furthermore, it is also possible to use halogenated solvents such as dtchloromethane. However, 
preference is given to using nonhalogenated solvents since the use of halogenated solvents In 
20 relatively large quantities is only possible when strict safety and environmental regulations are 
adhered to. In addition, only hydrogenation catalysts having a low activity, e.g. platinum black or 
platinum dioxide, can be used in chlorinated solvents if halogenation reactions are to be avoided. 
The halogenation reactions lead to decomposition of the product and to corrosion problems In the 
apparatuses used. 

26 

The heterogeneously catalyzed hydrogenation In the process of the present invention is generally 
carried out in appropriate pressure vessels, i.e. autoclaves, which are pressurized with hydrogen 
gas (H2). Suitable hydrogen pressures are in the range up.to 100 bar, preferably up to 30 bar, 
particularly preferably up to 20 bar. 

30 

The racemic metallocene complexes of the formula (VI) which have been hydrogenated or par- . 
tially hydrogenated according to the present invention can be used either directly as catalysts or 
as constituents of catalysts for the polymerization of olefinically unsaturated compounds or as 
reagents or catalysts in stereoselective synthesis, or can generally be modified further. 

35 

In particular, one* or both of the phenoxide ligands or the single biphenoxide ligand in the complex 
(VI) can, for example, be replaced by substitution before further use. Suitable substitution me- 
thods are reaction of the racemic metallocene complexes of the formula (VI) with SOCI2, silicon 
tetrachloride, methylaluminum dichlorlde, dimethylaluminum chloride, aluminum trichloride, dlal- 
40 kylaluminum chlorides, aluminum sesquichlorides, particularly preferably ethylaluminum dichlori- 
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de, or a BrSnsted acid such as hydrogen halide, i.e. HF, HBr, HI, preferably HCI, which is gene- 
rally used as such or as a solution In water or an organic solvent such as diethyl ether or THF. 
Well-suited solvents are aliphatic hydrocarbons such as pentane, hexane, heptane, aromatic hy- 
■ drocarbons such as toluene, ortho-, meta- or para-xylene or isopropylbenzene (cumene), ethers 
5 such as tetrahydrofuran (THF), diethyl ether, methyl tert-butyl ether or dimethoxyethane (DME), 
amines such as diisopropylamine, tetramethylethanediamine (TMEDA) or pyridine. 

Also suitable are Lewis-base-containing solvent mixtures comprising hydrocarbons and ethers or 
amines or both, for example mixtures of toluene and THF. toluene and DME or toluene and 

10 TMEDA, with the Lewis base generally being present in an amount of 0.01-50 moI%, preferably 
0.1-10 mol%. based on the solvent mixture. Particularly useful substitution reagents are carboxy- 
lic acid halides such as acetyl chloride, phenylacetyl chloride, 2-thiophenacetyI chloride, trichio- 
roacetyl chloride, trimethylacetyl chloride. O-acetylmandelyl chloride, 1,3.6-ben2enetricarboxylic 
chloride, 2,6-pyridinecarboxylic chloride, tert-butylacetyl chloride, chloroacetyl chloride, 4-chlo- 

15 rophenylacetyl chloride, dichloroacetyl chloride, 3-methoxyphenylacetyl chloride, acetyl bromide, 
bromoacetyl bromide, acetyl fluoride, benzoyl fluoride, with these generally being used in the abo- 
vementioned solvents or as such. 

Jhis usually gives the analogous nrionohalide or dihalide of the formula (Via) 

20 



25 



30 




(Via) 

35 

where Hal is fluorine, chlorine, bromine or iodine. 

Preferred metallocenes of the formula Via which can be prepared by the process of the present 
invention are, without being restricted thereto: 
40 rac-dimethylsilanediylbis(4 ,6,6,7-tetrahydroindenyl)2ircon}um dichloride, 
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rac-dimethylsilanediylbis(2-methyl-4.5,6J4etrahydroindenyl)2irconiumdich 
.rac-dimethylsilanediylbis(2-4.5,67-tetrahydromethylindenyl)zirconiurn dibromide, 
rac-dimethylsilanediylbis(2-methyl-4-phenyl--4,5,6J-tetrahydr^ 

rac-dimethylsilanediylbis[2-methyl-4-(1-naphthyl)-4,5.6,7-tetr^ dichloride. 

5 rac-dimethylsilanediylbis[2-methyl-4-(1-naphthyl)-4,5.674etrahydroindenyl^^ dichloride, 
rac-dimethylsilanediylbis(2-methyl-6J-dlhydro-4,5-benzoindenyl)zirconium 
racKlimethylsilanediylbis(4.5,6 J-tetrahydro-4,5-ben2oindenyl)2irconium dichloride, 
rac<Jimethylsilanediylbis(2-methyl-4.6-dHsopropyM.5.6J4etrahydroindenyl)2ircort dichloride. 
rac-dimethylsnanediylbis(2-methyM,6-diisopropyM,5,67-tetrahydroindenyI)2ircom difluoride. 

10 rac-dimethylsilanediylbis(2-ethyl-4.5,6.7-tetrahydroindenyl)2irconium dichloride, 

rac-dimethyIsilanediylbis(2-ethyl-4-phenyl-4.5,6,7-tetrahydrolndenyl)2irconium dichloride, 
rac-dimethylsilanediylbis(2-ethyl-4-phenyM.5.6J4etrahydroindenyl)hafniumd!chto^^^ 
rac-dimethylsilanediyibisI2-ethyl-4-(1-naphthyl)-4.5.6,74etrahydroindenyl]2lrconlu dichloride, 
rac-dimethylsHanediylbis(2-ethyI-6.7-dihydro-4,5-ben2oindenyI)2irconium dichloride, 

15 .rac-dimethylsilanediylbis(4.5-ben20-4,5.6.74etrahydroindenyl)zirconium dichloride. 

rac-dimethylsilanediylbis(2-ethyI-4,6-diisopropyl-4,5,6,7-tetrahydrojndenyI)2irconfum dichloride, 
rac-dimethylsilanedlylbis(2-ethyl-4,6-dimethyl-4.6,6,7-tetrahydroindenyl)zirconium dichloride, 
rac-dimethylsilanediylbis(2,4,64rimethyM,5,6,7-tetrahydroindenyl)hafnium dichloride, 
rac-i5opropylidenebis(4,5,6,7-tetrahydroindenyl)zirconlum dichloride 

20 rac-ethanediylbis{4,5,6,7-tetrahydrolndenyl)2irconlum difluoride, 
rac-ethanediylbis(4.5.6.7-tetrahydroindenyl)zlrconium dichloride, 
rac-ethanediylbis(4,5,6.7-tetrahydroindenyl)2irconlum dibromide, 
rac-ethanediylbis(2-methyl-4.5.6,7-tetrahydroindenyl)2irconium dichloride, 
rac-ethanediylbis(2-ethyM.5,6,7-tetrahydrolndenyl)zirconium dichloride, 

25 rac-ethanediylbis(2-ethyl-4,6-diisopropyl-4,5,6,74etrahydroindenyl)2irconium dichloride, 
rac-ethanediylbis(2-methyl-6,7-dihydro-4,5-ben2oindenyl)2irconium dichloride, 
rac-ethanedlylbis(2-ethyl-6,7-dlhydro-4.5-ben20lndenyl)2irconium dichloride, 
rac-ethanediylbis(2-ethyl-4,5,6,7-tetrahydroindenyl)2irconium dichloride, 
rac-ethanediylbis(2-ethyl-4-phenyl-4,5,6.7-tetrahydroindenyl)zirconium dichloride. 

30 rac-ethanediylbisbis(2-ethyl-4-phenyl-4,5,6,7-tetrahydroindenyl)hafnium dichloride, 

.rac-ethanediylbis[2-ethyl-4-(1-naphthylH.5,6.74etrahydrolndenyl]zirconium dichloride, 
and also the compounds mentioned in the examples. 

A further well-suited substitution method is reaction of the hydrogenated or partially hydrogenated. 
35 racemic metallocene complexes of the formula (VI) with organoaluminum compounds such as tri- 
Ci-Cio-alkylaluminums, i.e. trimethyialuminum. triethylaluminum, tri-n-butylaluminum, triisobutyla- 
luminum. On the basis of the present state of knowledge, this generally forms the organo com- 
pound analogous to (VI) (organic radicate m place of the bi(s)phenoxlde, e.g. CrCioralkyI such as 
methyl, ethyl, n-butyl, i-butyl) and, for example, the organoaluminum binaphthoxide. 

40 
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In the substitution reactions, the components are usually used in a stoichiometric ratio, which 
depends on whether a monosubstituted or disubstituted product is to be obtained. 

In particularly preferred embodiments, rac-ethanediylbis(4,5,6,7-tetrahydroindenyl)2irconium 
5 dichloride is prepared in the process of the present invention by reacting a dihalozirconium 
bis(2,4,6-trimethylphenoxide) compound or a dihalozirconium bis(2,6-dimethylphenoxide) com- 
pound or a dihalozirconium bis(2,4-di-tert-butylphenoxide) compound with ethane-1,2- 
diylbisindenyldilithlum to form ethanediylbis(lndenyl)2irconium bis(2.4,6-trimethylphenoxlde) or 
ethanediylbis(indenyl)zirconium bis(2,4-dimethylphenoxide) or ethanediyIbis(indenyl)zirconium 
• 10 bis(2,4-di-tert-butylphenoxide) which is subsequently hydrogenated to ethanediylbis(4,6,6,7- 
tetrahydrolndenyl)2irconium bis(2,4,6-trimethylphenoxide) or ethanediylbis(4.5,6,7- ' 
tetrahy.droindenyl)zirconium bis(2,4-dimethylphenoxide) or ethanediylbis(4,5,6,7- 
tetrahydroindenyI)zirconium bis(2.4-di-tert-butylphenoxide), and subsequently replacing the 
phenoxide groups. 

16 

The process of the present invention makes it possible to obtain the rac form of the metallocene 
complexes (III), and also the hydrogenated or partially hydrogenated complexes (VI) obtainable 
therefrom and the corresponding dihalides (Via) obtainable there- from and analogous com- 
pounds, very selectively. 
20 . 

The hydrogenated or partially hydrogenated. racemic metallocene complexes (Vf) and downstre- 
.am compounds can be obtained selectively and in high yields by the present novel process. 
Furthermore, the process of the present invention maf<es it possible for the solubility of the resul- 
ting products to be controlled in a simple fashion by selection of suitable substituents on the 
25 phenoxide or biphenoxide ligands, which makes isolation of the products easier and increases the 
yields of the synthesis. The good solubility of the complexes (III) to be hydrogenated in nonpolar 
solvents also makes it possible to work in concentrated solutions, which significantly improves the 
economics and efficiency of the synthesis described compared to the processes of the prior art. 

30 A further significant advantage is that the process of the present invention can be carried out ra- 
cemoselectively in a single-vessel process. For the purposes of the present invention, a single- 
vessel process means thai no intermediates are isolated after the individual process steps. The 
further reaction can be carried out directly using the reaction product mixture from the preceding 
step. 

35 

The hydrogenated or partially hydrogenated racemic metallocene complexes obtained according 
to the present invention, in particular those of the formula (VI) or their above-described derivatives 
of the formula (Via) which are obtainable, for example, by replacement of the {bi)phenoxide li- 
gands. can be used as catalysts or In catalyst systems for the polymerization of olefinically unsa- 
40 turated compounds such as ethylene, propylene, 1-butene, 1-hexene, 1-octene, styrene. They are 
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particularly advantageous in the stereoselective polymerization of prochiral, olefinically unsatura- 
ted connpounds such as propylene, styrene. Suitable catalysts or catalyst systems in which the 
racemic metallocene complexes obtainable according to the present invention can function as 
"metallocene component" are usually obtained by means of compounds which form metalloceni- 
5 urn ions, for example as described in EP-A-0 700 935, page 7, line 34, to page 8, line 21, and 
the formulae (iV) and (V) therein. Further compounds capable of forming metallocenium ions are 
aluminoxanes (RAlO)n such as nriethylaluminoxane, or else boron activators. 

The racemic metallocene complexes obtained according to the present invention, in particular 
10 those of the formula (VI) or their above-described derivatives of the formula (Via) which can be 
obtained by, for example, replacement of the (bi)phenoxide ligands, can also be used as rea- 
. . gents or as catalysts or in catalyst systems in stereoselective synthesis, in particular stereoselec- 
tive organic synthesis. Examples which may be mentioned are the stereoselective reduction or 
stereoselective all^ylation of C=C double bonds or C=0- and C=N double bonds. 

15 



20 



25 



30 



40 
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Examples 



5 



General procedures: Preparation and handling of the organometallic compounds were carried out 
in the absence of air and moisture under argon (Schlenk technique or glove box). All solvents 
required were purged with argon and dried over molecular sieves before use. 



The solvents and reagents used In the examples were obtained commercially, for example: 

toluene analytical reagent, Merck; 

THF 99.9%, anhydrous, from Acros; 

n-butyllithium 20% by weight in toluene, from Chemmetall; 

biphenol 99%+, from Aldrich 

ZrCU 98%, from Cezus Chemie; 



2,4,6-trimethylphenoI 97%, from Aldrich. 

15 The preparation of the bridged bisindenyl ligands was carried out by customary methods Known to 
those skilled In the art from the prior art; some of the bisindenyls used are also commercially 
available compounds. The BuLi solution used had a concentration of about 20% by weight of 
butyllithium in toluene (about 2.6 molar). 

20 

Example 1A 

Preparation of ethanediylbis(4,5,6,7-tetrahydroindenyl)2irconlum bls(2,4,6-trimethylphenoxlde) 

a) Preparation of ZrCUCDME) 

26 In a dry 600 ml three-neck round-bottom flask which had been flushed with inert gas and was 
equipped with a magnetic stirrer bar, a dropping funnel and a vacuum connection with stopcock, 
10.6 g (45.47 mmol) of zirconium tetrachloride were suspended in 60 g of toluene. The suspensi- 
on was cooled to about 4'C in an ice bath, after which 4.2 g of DME were slowly added via the 
dropping funnel over a period of 15 minutes. The suspension was allowed to warm to room tem- 

30 perature and was stirred for another hour. 

b) Preparation of Li(2,4,6-Me3-C6H20) 

In a dry 600 ml three-neck round"-bottom flask which had been flushed with inert gas and was 
equipped with a magnetic stirrer rod, dropping funnel and vacuum connection with stopcock, 12.8 
35 g (91 mmol) of 2,4,6-trimethylphenol were dissolved in 50 g of toluene and 8.4 g of DME. The 
solution was cooled to about 4**C in an Ice bath, after which 28.3 g of a BuLi solution (20% by 
weight) were added via the dropping funnel over a period of 15 minutes. After the addition was 
complete, the solution was allowed to come to room temperature and was stirred for another hour 
at room temperature. 



40 
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c) Preparation of (DME)Cl22r(2,4,6-Me3-C6H20)2 

The solution from step b) was added via a syringe over a period of a number of minutes to the 
suspension from step a) at room temperature under nitrogen. Residual lithium phenoxide remai- 
ning in the round-bottom flask were rinsed out using 10 ml of toluene. 

5 

d) Preparation of ethane-1,2-dlylbisindenyldllithium 

In a dry 1 000 ml three-neck round-bottom flask which had been flushed with inert gas and was 
equipped with magnetic stirrer bar, dropping funnel and vacuum connection with stopcock, 9.80 g 
(37.9 mmol) of 1,2-ethanediylbisindenyi were dissolved in 50 g of toluene and 8.4 g of DME. At 
10 room temperature; 25.6 g of a BuLI solution (20% by weight) were slowly added dropwise over a 
period of 20 minutes. The resulting suspension was stirred for a further 2.5 hours at room tempe- 
rature. 

e) Preparation of ethanediy!bis(indenyl)2irconium bis(2,4,6-trimethylphenoxide) 

15 The suspension from step c) was added via a syringe to the suspension from step d) under nitro- 
gen. Residues remaining in the round-bottom flask were rinsed out using 10 ml of toluene. The 
combined suspension was stirred overnight at room temperature and subsequently heated to 
eO^C and placed by means of a syringe under nitrogen on a glass filter frit No. 4 which had been 
flushed with inert gas. The suspension was filtered Into a 1000 ml round-bottom flask with stop- 

20 cock and the filter cake was washed with 10 g of toluene. 

f) Synthesis of ethanediyIbis(4,5,6.7-tetrahydroindenyI)zirconium bis(2,4.6-trimethylphenoxide) by 
hydrogenation 

The solution obtained in step e) was transferred under nitrogen into a 1000 ml autoclave provided 
25 with a hydrogen connection. 2.3 g of palladium on carbon and 2.8 g of NHEt2 were added to this 
solution. The stirrer was started and the reactor was flushed three times with nitrogen and subse- 
quently three times with hydrogen. The reactor was heated to 60*'C and pressured with 20 bar of 
Ha. After two hours, the pressure had dropped to about 17 bar and was increased again to 20 bar. 
After 4.5 hours, the pressure had dropped to 19 bar and was again brought back to 20 bar. Stir- 
30 ring and heating were stopped and the reactor was allowed to stand overnight. After 12 hours, the 
hydrogen pressure had dropped to 17 bar iand was once again increased to 20 bar. The NMR 
spectrum indiciated incomplete reaction. 2.5 mol% of Pd/C were added as a suspension in 30 g of 
toluene. The reactor was again Heated to BCC for four hours, with no hydrogen being consumed. 
10.9 mol% of Pd/C were added as a suspension in 50 g of toluene. After 19 hours without stirring 
35 and heating, the hydrogen pressure had dropped to 18 bar. The reactor was again heated to 60°C 
and after 2.5 hours was cooled to room temperature. The resulting solution was filtered. The fil- 
trate had a mass of 353 g. The ^H-NMR spectrum showed complete hydrogenation of the starting 
compound to the target complex. 
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The filtrate was subsequently divided into two parts. Part two had a mass of 172.5 g and con- 
tained approximately 20 mmol of the hydrogenated target complex ethanediylbis(4,5,6,7- 
tetrahydroindenyl)2irconium bis(2,4,6-trimethylphenoxide). 

6^ 

Example 1B 

Preparation of ethanediylbis(4,5,6,74etrahydrGindenyl)2irconlum dichloride 

3.6 9 of acetyl chloride in 10 g of toluene were slowly added at room temperature via a dropping 
10 funnel to 172.5 g of the solution obtained in Example 1 A. A precipitate formed during the addition 

of the solution. The mixture was then allowed to stand for five hours at room temperature. 0.8 g 

of acetyl chloride in 5 g of toluene was subsequently added via the dropping funnel. The ^H-NMR 

spectrum showed no resonance which could be assigned to the starting complex (bisphenoxide). 

The suspension was allowed to stand overnight and was subsequently filtered. The filter cake was 
15 dried under reduced pressure and had a mass of 3 g. The ^H-NMR spectrum Indicated purely 

racemic ethanediylbis(4.5,67-tetrahydro-lndenyl)2irconium dichloride. The total yield is about 

35%. The filtrate had a mass of 188.7 g. 

The filtrate was subsequently concentrated to 21.7 g. with a small quantity of precipitate forming. 
20 Small quantities of heptane were added, but no further precipitate was formed. The total yield 
from Example 1A plus Example IB: 36%. 

Example 2: 

25 Improved preparation of ethanediylbis(4.6,6.7-tetrahydroindenyl)zirconium bis(2.4,6- 
trimethylphenoxide) and ethanediylbis(4,6,6,7-tetrahydroindenyl)zirconrum dichloride 

a) Preparation of 2rCl4(THF)2 

In a dry 500 ml three-neck round-bottom flask which had been flushed with inert gas and was 
30 equipped with magnetic stirrer rod, dropping funnel and vacuum connection with stopcock, 10.6 g 
(45.47 mmol) of ZrCU were suspended in 50 g of toluene. The suspension was copied to appro- 
ximately 4*'C in an ice bath, after which 6.9 g of THF were slowly added via the dropping funnel 
over a period of 16 minutes. The'suspension was allowed to warm to room temperature and was 
stirred for another 40 minutes. 

36 

b) Preparation of 11(2.4 .e-Mea-CsHaO) 

In a dry 500 ml three-neck round-bottom flask which had been flushed with inert gas and was 
equipped with magnetic stirrer rod. dropping funnel and vacuum connection with stopcock, 12.8 g 
of 2.4,6-trimethylphenol (91 mmol) were dissolved in 50 g of toluene and 6.6 g of THF. The soluti- 
40 on was cooled to about 4'C in an ice bath and 28.3 g of a 20% strength by weight BuLi solution 



wo 2004/037838 




PCT/EP2003/011679 



24 



were subsequently added dropwise via the dropping funnel over a period of 15 minutes. After the 
addition was complete, the mixture was allowed to warm to room temperature and was stirred for 
another 40 minutes. 

5 c) Preparation of (THF)2Cl2Zr(2.4,6-Me3-C6H20)2 

The solution from step b) was added under nitrogen by means of a syringe to the suspension from 
step a) at room temperature over a period of several minutes and the resulting suspension was 
stin-ed for a further 2.5 hours at room temperature. 

10 d) Preparation of ethane-1 ,2-diylbisindenyldilithium 

In a dry 1000 ml three-neck round-bottom flask which had been flushed with inert gas and was 
equipped with a magnetic stirrer rod, a dropping funnel and vacuum connection with stopcock, 
9.8 g (37.9 mmol) of 1,2-ethandiylbisindenyl were dissolved in 50 g of toluene and 3.9 g of THF. 
At room temperature, 25.6 g of a 20% strength by weight BuLi solution were slowly added dropwi- 

15 se over a period of 20 minutes. The suspension was stirred for a further 2.5 hours at room tempe- 
rature. 

e) Preparation of ethanediylbis(indenyl)zirconium bis(2,4,6-trimethylphenoxide) 
The suspension obtained in step c) was added under nitrogen by means of a syringe to the sus- 
20 pension from step d). The suspension was stirred for 48 hours at room temperature and subse- 
quently placed under nitrogen by means of a syringe on a glass filter frit No. 4 which had been 
flushed with inert gas. The suspension was filtered into a 1000 ml round-bottom flask with stop- 
cock. 

25 f) Synthesis of ethanediylbis(4,5,6.7-tetrahydroindenyI)2irconium bls(2,4.6-trimethylphenoxide) by 
hydrogenation 

The suspension obtained in step e) was transfenred under nitrogen into a 1000 ml autoclave pro- 
vided with a hydrogen connection. 2.3 g of palladium on carbon and 7.7 g of triethylamine were 
. added to this solution. The stirrer was started and the reactor was flushed three times with nitro- 

30 gen and then three times with hydrogen. The reactor was heated to 80°C and subsequently pres- 
surized with 20 bar of hydrogen. After 2.5 hours, the pressure had dropped to about 17.5 bar. An 
NMR spectrum showed complete hydrogenation of the starting compound. Stirring and heating 
were stopped, and the reactor was cooled to room temperature over a period four hours. To sepa- 
rate off the hydrogenation catalyst, the suspension was filtered through a Seitz filter. The filtrate 

35 had a mass of 290 g and was concentrated to 131 .5 g at 50''C and 150 - 200 mbar. 

g) Preparation of ethanediylbis(4,5,6.7-tetrahydroindenyl)2irconium dichloride 
7.5 g of acetyl chloride in 50 g of toluene were added dropwise at room temperature via a drop- 
ping funnel to the solution obtained in step f). During the addition of the acetyl chloride solution, a 
40 precipitate formed. After all of the acetyl chloride solution had been added, the suspension was 
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allowed to stand at room temperature for four hours. During this time, a dense precipitate formed. 
The reaction mixture was warmed at 30'C without the precipitate dissolving. The reaction mixture 
was stirred at room temperature for a further 48 hours. 30 g of heptane were then added to the 
solution. The precipitate which formed was filtred off and washed three times with 20 g of heptane 
5 and once with 10 g of heptane. The precipitate was dried under reduced pressure for a number of 
hours and had a final mass of 8.3 g. A ^H-NMR spectrum showed that the precipitate which had 
been filtered off consisted of pure rac-ethanediylbis(4.5.67-tetrahydroindenyl)2irconlum dichlori- 
de. Total yield: 50% (based on amount of llgand). 

10 

Example 3 

Synthesis of ethanediylbis(4,5,6,7-tetrahydroindenyl)zirconium bis{2,4.6-trlmethylphenoxide) and 
ethanedlylbis{4,5,6,7-tetrahydroindeny!)zirconium dichloride in a large batch 

1 5 a) Preparation of ZrCUOTHFjz 

The preparation was carried out as in step a) of Example 2. but the amounts used were 46.6 g of 
ZrCU (199.97 mmol), 219.8 g of toluene and 30.3 g of THF. 

b) Preparation of Li(2.4,6-Me3-C6H20) 

20 The preparation was carried out as in step b) of Example 2. but the amounts used were 56.3 g of 
2,4,6-trimethylphenol (413.3 mmol), 220 g of toluene, 29 g of THF and 124.3 g of a 20% strength 
BuLi solution. 

c) Preparation of (THF)2Cl2Zr(2,4,6-Me3-C6H20)2 

25 The preparation was carried out as in step c) of Example 2. 

d) Preparation of ethane-1.2-dlylbisindenyldillthium 

The preparation was carried out as in step d) of Example 2 but the amounts used were 43,1 g of 
1,2-ethanediylbisindenyl (166.82 mmol) in 220 g of toluene and 17.1 g of THF. 112.6 g of a 20% 
30 strength BuLi solution were added dropwise. 

e) Preparation of ethanediylbis(indenylj2irconium bis(2.4,6-trimethyiphenoxide) 

The preparation was carried out as described in step e) of Example 2 by combining the suspensi- 
ons from steps c) and d). Residues which remained were washed out with 10 ml of toluene. The 
35 suspension was stirred for two hours at room temperature and filtered under nitrogen through a 
glass filter frit No. 4; the filter cake was washed with 50 g of toluene. The total mass of the filtrate 
was 1097.4 g, and the mass of the filter cake was 31 g. The filtrate was divided into three parts. 
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f1) Synthesis of ethanediylbis(4,5,6,7-tetrahydroindenyl)2irconium bls(2,4,6-trimethylphenoxide) 
by hydrogenation in the presence of triethylamine . 

. 274.35 g (theoretically 41.8 mmol) of the filtrate solution obtained in step e) were transferred un- 
5 der nitrogen to a 1000 ml autoclave provided with a nitrogen connection. 8.5 g of triethylamine 
were added to this solution, followed by 2.5 g of palladium on carbon. The stirrer was switched on 
. and the reactor was flushed three times with nitrogen and then three times with hydrogen. The 
"reactor was subsequently heated to 80**C and pressurized with 20 bar of hydrogen. After 40 mi-, 
nutes, the hydrogen pressure had dropped to 18 bar and was brought bacl< to 20 bar. After a 
10 further two hours, the pressure was still 20 bar. The NMR spectrum showed complete hydrogena- 
tion to the desired compound. The reactor was allowed to cool over a period of 1.5 hours and the 
suspension was transferred to a round-bottom fiask; the reactor was rinsed out with 20 g of tolue- 
ne. To separate off the hydrogenation catalyst, the suspension was filtered through a Seitz filter 
and the filter was washed with 20 g of toluene. The filtrate had a mass of 390.8 g. 

15 

g1) Synthesis of ethanediylbis(4.5,6.7-tetrahydroindenyl)zlrconium dichloride 

3.3 g of acetyl chloride in 10 ml of toluene were added dropwise at room temperture via the drop- 
ping funnel to the solution obtained in reaction step f1}. During the addition, a precipitate formed. 

20 After the addition, the suspension was allowed to stand at room temperature for one hour. A 

further 3.3 g of acetyl chloride in 10 ml of toluene were then added dropwise. The reaction mixture 
was allowed to stand at room temperature for 12 hours. The reaction mixture was subsequently 
heated at 40°C for five hours and then allowed to stand at room temperature for 72 hours. A 
further 1 .8 g of acetyl chloride in 1 0 ml of toluene were then added and the mixture was stirred at 

25 roorh temperature for a total of 17 hours. The reaction mixture was then heated at 45°C for four 
hours and subsequently stirred at room temperature for another 96 hours. The mixture was then 
concentrated and 100 ml were distilled. The mixture was filtered through a filter No. 3 and the filter 
cake was washed with 15 g of toluene. The filter cake was dried under reduced pressure for a 
number of hours and had a mass of 11.4 g. The ^H-NMR spectrum showed purely racemic et- 

30 hanedlylbis(4,5,6,7-tetrahydroindeny))zirconium dtchloride. 

'The filtrate was concentrated to 260 g and stored at -20'*C for 12 hours. The precipitate which 
formed was filtered off and the filler cake was washed with small amounts of toluene. The preci- 
pitate was dried under reduced pressure and gave a further 1.7 g. The ^H-NMR spectrum showed 
35 a purely racemic product. The filtrate had a mass of 94 g and its ^H-NMR spectrum indicated only 
small traces of the complex. 
Total yield: 44% based on the amount of ligand 
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f2) Preparation of ethanedlylbis(4,5,6,7-tetrahydroindenyl)2irconium bis(2.4,6-trimethylphenoxide) 
by hydrogenation without addition of amine 

274.35 g (theoretically 41.8 mmol) of the solution obtained in reaction step e) were transferred 
6 under nitrogen into a 1000 ml autoclave provided with a hydrogen connection. 2.5 g of palladium 
on carbon were added to this solution. While stirring, the reactor was flushed three times with 
nitrogen and subsequently three times with hydrogen. The reactor was then heated to 80*C and 
pressurized with 20 bar of hydrogen. After one hour, the pressure had dropped to about 17.5 bar 
as was once again increased to 20 bar. After 1.5 hours, the pressure had dropped to about 19 bar 
10 and was again brought back to 20 bar. After four hours, the pressure had dropped to about 18 bar 
and was again brought back to 20 bar. The ^H-NMR spectrum showed complete hydrogenation 
to ethanediylbis(4,5,6,7-tetrahydroindenyI)zirconium bis(2,4.6-trimethylphenoxide). 

The reactor was subsequently cooled to room temperature under a hydrogen pressure of 10 bar 
15 over a period of half an hour. The suspension was transferred to a flask and filtered through a 
Seitz filter to separate off the hydrogenation catalyst The filtrate was retained. 

g2) Synthesis of ethanediyibis(4,5,6,7-tetrahydroindenyl)zirconium dichloride 

20 6.6 g of acetyl chloride were slowly added at room temperature via a dropping funnel to the soluti- 
on from reaction step f2). After the addition was complete, the suspension was stin-ed for 
17 hours. The suspension was subsequently filtered and the filter cake was washed twice with 
10 g of toluene and subsequently with 10 g of heptane and was then again washed with 10 g of 
toluene. The filter cake was dried under reduced pressure for a number of hours and had a mass 

25 of 6.9 g. The NMR spectrum showed pure racemic ethanedlylbis (4.5,6,7- • 

tetrahydroindenyl)2irconium dichloride. The filtrate had a mass of 331.5 g and was concentrated 
to 97.2 g at 40**C and 100 - 150 mbar. Heptane was added to the concentrated filtrate. A white 
precipitate formed immediately and was filtered off and dried under reduced pressure for a num- 
ber of hours. It had a mass of 0,5 g. The ^H-NMR spectrum showed the pure racemic complex. 

30 Total yield: 42% based on the amount of ligand. 

f3) Synthesis of ethanediylbi5(4.5,6,7-tetrahydroindenyl)zirconium bis{2.4,6-trimethylphenoxide) 
by hydrogenation 

35 548.7 9 (theoretically 83.6 mmol) of the solution obtained in step e) was transfen-ed under nitro- 
gen to a 1000 mi autoclave provided with a hydrogen connection. 5 g of palladium on carbon we- 
re added to this solution. While stirring, the reactor was flushed three times with nitrogen and then 
three times with hydrogen. The reactor was subsequently heated to 80^*0 and pressurized with 
20 bar of hydrogen. After 1.5 hours, the pressure had dropped to 6 bar. The reaction was stop- 

40 ped, and the ^H-NMR spectrum showed complete hydrogenation to KL050. Stirring and heating 
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were stopped and the reactor was cooled to room temperature. The suspension was transferred 
to a round-bottom flask and filtered through a Seitz filter to separate off the hydrogenation cata- 
lyst. The filtrate had a mass of 585.6 g. The filtrate was divided into three parts each having a 
mass of 146.4 g. 

5 

g3a) Synthesis of ethanedlylbis(4.5,6,7-tetrahydroindenyl)2irconium dichlorlde with addition of 
acetyl chloride in 2 stages 

1.95 g of acetyl chloride in 5 g of toluene were slowly added at room temperature via the dropping 
10 funnel to 146.4 g of the solution obtained in step f3). The reaction mixture was subsequently stir- 
red at room temperature for one hour, after which a further 1.95 g of acetyl chloride in 5 g of tolu- 
ene were added and the reaction mixture was stirred at room temperture for another 5.5 hours. 
During this lime, a precipitate formed after about.four hours. The reaction mbrture was stirred for a 
further 12 hours. The suspension was subsequently concentrated to 30% of the original mass and 
15 then filtered through a filter No. 3. The precipitate was dried under reduced pressure for a number 
of hours and had a mass of 3.1 g. The ""H-NMR spectrum showed pure racemic complex. The 
filtrate had a mass of 46.9 g. Total yield: 35% based on ligand used. 

g3b) Preparation of ethanediylbis(4,5.6,7-tetrahydroindenyl)2irconium dichloride with acetyl chlo- 
20 ride addition in one step 

The preparation was carried out as In step g3a), except that the total amount of acetyl chloride 
(3.7 g) was added via the dropping funnel in one step at room temperature and the reaction mixtu- 
re was stirred for five hours at 45^*0 instead of room temperature. A precipitate formed after about 
25 two hours. The suspension was concentrated to 46% of the original mass and subsequently filte- 
red through a filter No. 3. The precipitate was washed with small amounts of toluene and subse- 
quently dried under reduced pressure for a number of hours. This gave a mass of 2.3 g. The ^H- 
NMR spectrum showed the formation of the pure racemic complex. The filtrate had a mass of 
89.7 g. Total yield: 26% based on amount of ligand. 

30 

g3c) Synthesis of ethanediyibis(4,5,6.7-tetrahydroindenyl)2irconium dichloride with addition of 
undiluted acetyl chloride 

3.7 g of acetyl chloride were added via the dropping funnel at 45''C to 146.4 g of the reaction so- 
35 lution obtained from step f3). The reaction mixture was stirred at this temperature for two hours. A 
precipitate formed. The suspension was concentrated to approximately 60% of the original mass 
and was subsequently filtered through a filter No. 3. The precipitate was dried under reduced 
pressure for a number of hours and had a mass of 2.2 g. The ''H-NMR spectrum shows the for- 
mation of the pure racemic complex. The filtrate has a mass of 1 14.2 g. Total yield: 26% based on 
40 .the amount of ligand used. 
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•Example 4 

Preparation of ethanediyIbis(4.5.6,7-tetrahydroindenyl)zirconium bis{2.4.6-trimethylphenoxide) 
. with isolaton of the intermediate 

6 

a) Preparation of 2rCl4(THF)2 

The preparation was carried out as in step a) of the preceding examples. The amounts used were 
46.6 g of ZrCU (1 99.97 mmol). 80 g of toluene and 30.3 g of THF. 

10 b) Preparation of LI(2.4,6-l\/le3-C6H20) 

The preparation was carried out as in step b) of the preceding example. The amounts used were 
56.3 g (413.42 mmol) of 2,4.6-trimethylphenoi. 100 g of toluene. 29 g of THF and 124.3 g of BuLI 
solution. 

1 5 c) Preparation of {THF)2 CI2 2r(2.4.6-Me3-C6H20)2 

The preparation was carried out as in step c) of the preceding example. 

d) Preparation of ethane-1 ,2-diylbisindenyldilithium 

The preparation was carried out as in step d) of the preceding example. The amounts used were 
20 46.6 g (179.98 mmol) of 1 ,2-ethanediylblsindenyl. 80 g of toluene, 17.1 g of THF, 112.5 g of BuLI 
solution. 

e) Preparaton of ethanediylbis(indenyI)zirconium bis(2,4,6-trimethylphenoxide) 

The preparation was carried out as in step e) of the preceding example, but the filter cake was 
25 washed with 40 g of toluene and a further 35 g of toluene. Theoretical concentration: 14.6%; 
mass of the filtrate: 750.7 g. 

Isolation of ethanediylbis(mdenyl)zirconium bis(2,4.6-trimethylphenoxide) 

.30 About 200 g of the solution obtained in step e) was concentrated to less than half its mass (123 g 
of the solvent were evaporated off). The complex crystallized from this solution after a number of 
hours at room temperature. The complex was isolated by filtration, washed with 5 ml of toluene 
and dried under reduced pressure. This gave 13.35 g of the complex. The mother liquor was con- 
centrated further under reduced pressure, and gave a further 2.61 g of crystals after a number of 

35 days at room temperature. Total yield: 15.61 g (25.26 mmol); the yield in the overall reaction is 
therefore 52% (94.81 mmol). 
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f1) Preparation of ethanediylbis(4,5.6 .7-tetrahydroindenyl)2irconium bis(2,4,6-trimethyiphenoxide) 
by hydrogenation 

557.6 g (theoretically 134 mmol) of the solution obtained in step e) were transferred under nitro- 
5 gen to a 1000 rr\\ autoclave provided with a hydrogen connection. 8 g of palladium on carbon we- 
re added to this solution. The stirrer was switched on and the reactor was flushed three times with 
nitrogen and then three times with hydrogen. The reactor was subsequently heated to 80'*C and 
pressurized with 20 bar of hydrogen. After 60 minutes, the pressure had dropped to about 0 bar 
and was once again brought back to 20 bar. After 1.5 hours, the pressure had dropped to 17 bar. 
10 The ^H-NMR spectrum showed complete hydrogenation to ethanediylbis(4,5,6,7- 

tetrahydroindenyOzirconium bis(2,4,6-trlmethylphenoxide) with only small traces of impurities. The 
reactor was cooled to 37°C over a period of 1 .5 hours. The suspension was transferred to a 
round-bottom flask and filtered through a Seitz filter to separate off the hydrogenation catalyst 
The filter was washed with 20 g of toluene. The filtrate had a mass of 567.9 g. 

16 

Isolation of ethanediylbis(4,5,6,7-tetrahydroindenyl)zirconium bls(2,4,6-trimethylphenoxide) 

166.36 g of the solution obtained in step f1) were concentrated to a considerable degree (to about 
30 ml of solvent). The complex crystallized slowly at room temperature from the solution after a 
20 number of hours. The solution was concentrated further to about 20 ml and left a sticky oil. 50 ml 
of heptane were added at room temperature. The complex precipitated as white crystals. The 
flask was stored at "-20*'C for three days and the precipitate was subsequently filtered off. Only 
7.34 g of the complex could be isolated because of Its very high solubility even in hydrocarbons. 
Yield: 7.34 g (32.6%). 



Example 5: 

Preparation of ethanediylbis(4,5,6,7-tetrahydroindenyl)zirconium 3,3\5,5'-tetra-tert-butyl-1 ,r-bi-2- 
phenoxide via ethanediylbis(indenyl)zirconium 3,3\6,6-tetra-tert-butyl-1,1 -bl-2-phenoxlde 
30 - 

a) Preparation of ZrCl4(THF)2 

The preparation was carried out as in step a) of the preceding examples. The amounts used were 
8.93 g of ZrCU (38.32 mmol), 130 ml of toluene and 8.0 g of THF. 

35 b) Preparation of Li2(3,3',5,6'-tetra-tert-butyl-1,1 -bi-2-phenoxide) 

In a dry 500 ml three-neck round-bottom flask v^rtiich had been flushed with inert gas and was 
equipped with a magnetic stirrer bar, dropping funnel and vacuum connection with stopcock. 15.7 
g (38.23 mmol) of 3,3',5,5'-tetra-tert-butyl-1,r-bi-2-phenol were dissolved in 130 ml of toluene and 
8 g of THF. The solution was cooled to about 4*'C in an ice bath and 28.4 ml of a 20% strength by 

40 weight BuLi solution were subsequently added dropwise via the dropping funnel over a period of 
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one hour. After the addition was complete, the reaction mixture was allowed to wamn to room 
temperature and was stirred for a further hour. 

. c) Preparation of (THF)2Cl2Zr(3,3\5.5'-tetra-tert-butyl-1.r-bi-2-phenoxide) 
6 The solution from step b) was introduced under nitrogen by means of a syringe into the suspensi- 
on from step a) over a period of several minutes at room temperature. The suspension was stirred 
for a further four hours. 

d) Preparation of ethane-1 .2-diylbisindenyldilithium 

10 In a dry 1000 ml three-neck round-bottom flask which had been flushed with inert gas and was 
equipped with a magnetic stirrer bar, dropping funnel and vacuum connection with stopcock, 9.5 g 
(36.77 mmol) of the indenyl were suspended in 120 ml of toluene and 7.0 g of THF. The suspen- 
sion was cooled in an ice bath and 27.5 ml of a BuLi solution were then slowly added dropwise. 
The suspension was subsequently stirred at room temperature for a further 1.6 hours, 

16 

e) Preparation of ethanediylbis(lndenyi)2irconium 3.3',5.5'-tetra-tert-butyl-1,1'-bi-2-phenoxide 

The suspension from step c) was introduced under nitrogen by means of a syringe Into the sus- . 
pension from step d). Residues which remained were washed out with 1 0 ml of toluene. The re- 

20 action mixture was stirred at room temperature for 12 hours, after which it was warmed to 80"C. 
At this temperature, the suspension was placed under nitrogen on a glass frit No. 4 and filtered 
into a round-bottom flask with stopcock. The filtrate was concentrated under reduced pressure 
with evaporation of 370 ml of solvent. The concentrated filtrate was allowed to stand at room tem- 
perature for a number of days without the.complex crystallizing out. The solvent of the filtrate was 

25 removed completely under reduced pressure, giving a foam which was crushed to a powder. 

30.5 g of the crude complex contaminated with LiCI were isolated. 



30 Examples: 

6.1 g (theoretically 9.2 mmol) of the crude ethanediylbis(indenyl)2irconium 3,3',5,ff-tetra-tert-butyl- 
1,1'-bi-2-phenoxide from the preceding example were dissolved in 232 g of toluene and transfer- 
red under nitrogen to a 1000 ml autoclave provided with a hydrogen connection. 0.11 g of palladi- 
um on carbon was added to this solution. The stirrer was switched on and the reactor was flushed 

35 three times with nitrogen and subsequently three times with hydrogen. The reactor was then 

heated to 40"C and pressurized with 20 bar of hydrogen. After two hours, the pressure had drop- 
ped to about 18 bar and was once again increased to 20 bar. After three hours, the pressure had 
dropped to 18 bar and was again brought back to 20 bar. After a further six hours, the pressure 
had dropped to 18 bar and was again increased to 20 bar. A further 0.9 g of Pd/C in toluene was 

40 added. The reactor was once again pressurized with 20 bar of hydrogen for one hour, after which 
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the pressure had dropped to 18 bar. After a further two hours, the reaction was stopped. The "^H- 
NMR spectrum showed complete formation of the hydrogenated complex ethanediylbis(4,6,6,7- 
tetrahydroindeny!)zirconlum 3,3\5,5'-tetra-tert-butyl-1,1 -bi-2-phenoxide plus resonances which 
could be assigned to 3,3',5,5-tetra-tert-butyl-1,1'-bi-2-phenol. 

5 

b) The reaction of the preceding step was repeated using 8.5 g (theoretically 11 mmol) of the 
. crude starting complex which were dissolved In 300 g of CH2CI2 and subsequently transferred 
under nitrogen to a 1000 ml autoclave with hydrogen connection. 0.15 g of palladium on carbon 
was added to this solution, the stirrer was started and the reactor wass flushed three times with 

10 nitrogen and then three times with hydrogen. The reactor was heated to 60*C and pressurized 
with 20 bar of hydrogen. After 90 minutes, the pressure had dropped to 17 bar and was once 
again increased to 20 bar. After 11 hours, the pressure was again increased to 20 bar and the 
temperature was increased to BO'^C. After a further six hours, the pressure remained constant. 
Stirring and heating were stopped and the reactor was cooled to 25°C and maintained at this 

15 temperature for 48 hours. The reactor was then heated again to 60°C and pressurized with 20 bar 
of hydrogen. This pressure was maintained for 4.5 hours. The reactor was subsequently cooled to 
room temperature and the suspension was transferred to a round-bottom flask and filtered 
through a Seitz filter to separate off the hydrogenation catalyst The solvent of the filtrate was 
evaporated, giving a beige foam. 10 ml of heptane were added to the foam. White crystals formed 

20 after a number of minutes. The flask was cooled to 2^*0 and kept at this temperature for 4 hours. 
The precipitate was subsequently filtered off, washed with small amounts of heptane and subse- 
quently dried under reduced pressure. 1.5 g of product were isolated. The ^H-NMR spectrum 
showed that the white precipitate consisted of pure rac-ethanediylbis(4,5,6,7- 
tetrahydroindenyOzirconium 3,3'.5,5'-tetra-tert-butyl-1.1-bi-2-phenoxide. A further 0.1 g was ob- 

25 tained from the mother liquor. Yield: 18% (based on the amount of crude starting material). 

Example 7: 

' Synthesis of ethanediylbis(4,5.6,7-tetrahydroindenyl)zirconium dichloride via ethanediyl- 
30 bis(indenyl)zirconium bis(2,4-di-tert-butylphenoxide) 

a) Preparation of 2rCU(THF)2 

In a dry 500 ml three-neck round-bottom flask which had been flushed with inert gas and was 
equipped with a magnetic stirrer bar, a dropping funnel and a vacuum connection with stopcock, 
35 18 g (77.4 mmol) of zirconium tetrachloride were suspended in 40 g of toluene. At room tempe- 
rature, 1 1.9 g of THF were slowly added via the dropping funnel over a period of 15 minutes. The 
suspension was stirred for a further one hour at room temperature. 
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.b) Preparation of Li(2,4-tBU2-C6H30) 

In a dry 500 m! three-neck round-bottom flask which had been flushed with inert gas and was 
equipped with a magnetic stirrer rod. a dropping funnel and a vacuum connection with stopcock, 
32.9 g (154.8 mmol) of 2,4-di-tert'butylphenol were dissolved in 40 g of toluene and 9 g of THF. At 
5 room temperature, 50.6 g of a BuLi solution (20% by weight) were slowly added via the dropping 
funnel over a period of 15 minutes. The resulting suspension was stirred for a further one hour at 
room temperature. 

c) Preparation of (THF)2Cl2Zr(2,4-tBU2C6H30)2 

10 The solution from step b) was added via a canula over a period of a number of minutes to the 
suspension from step a) at room temperature under nitrogen. Residual lithium phenoxide remair 
ning in the round-bottom flask was rinsed out using 10 ml of toluene. 

d) Preparation of ethane-1.2-diylbisindenyldinthium 

15 In a dry 1 000 ml three-neck round-bottom flask which had been flushed with inert gas and was 
equipped with magnetic stirrer bar, a dropping funnel and a vacuum connection with stopcock. 20 
g (77.4 rhmol) of 1 ,2-ethanediyibisindenyl were dissolved in 40 g of toluene and 7 g of THF. At 
room temperature, 50.8g of a BuLi solution (20% by weight) were slowly added dropwise over a 
period of 20 minutes. The resulting suspension was stirred for a further 2.5 hours at room tempe- 

20 rature. 

e) Preparation of ethanediylbis(indenyI)zirconium bis(2,4-di-tert-butylphenoxide) 

* The suspension from step c) was added via a canula to the suspension from step d) under nitro- 
gen. Residues remaining in the round-bottom flask were rinsed out using 10 ml of toluene. The 
25 resulting suspension was stirred overnight at room temperature and subsequently placed by me- 
ans of a canula under nitrogen on a glass filter frit No. 4 which had been flushed with inert gas. 
The suspension was filtered into a 1000 ml round-bottom flask with stopcock and the filter cake 
was washed with 1 0 g of toluene. 

30 f) Synthesis of ethanediylbis(4,5,6.7-tetrahydroindenyI)2irconium bis(2.4-di-tert-butylphenoxide) by 
hydrogenation 

The solution obtained in step e) was transferred under nitrogen into a 1000 ml autoclave provided 
with a hydrogen connection. 4.2 g of palladium on carbon were added to this solution. The stirrer 
was started and the reactor was flushed three times with nitrogen and subsequently three times 
35 with hydrogen. The reactor was heated to BO'^C and pressured with 20 bar of Hz. After one hour, 
the pressure had dropped to about 8 bar and was increased again to 20 bar. Afer two hours, the 
pressure had dropped to about.12 bar and was increased again to 20 bar. After 3 hours, the pres- 
sure had dropped to 1 0 bar and was again brought back to 20 bar. After 4 hours, the pressure 
had dropped to 1 1 bar and stirring and heating were stopped. The ^H-NMR spectrum showed 
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complete hydrogenation of the starting compound to the target complex. The resulting solution 
was filtered. The filtrate had a mass of 306.4 g. . 

g) Preparation of ethanediylbis(4,5,6,7-tetrahydroindenyl)zirconium dichloride 

5 ' 

10.9 g of acetyl chloride were slowly added at room temperature via a dropping funnel to the solu- 
tion obtained in step f). A precipitate formed during the addition of the acetyl chloride. The mixture 
was then allowed to stand for 56 hours at room temperature. The ^H-NMR spectrum showed no 
resonance which could be assigned to the starting complex (bisphenoxide). The suspension was 
10 subsequently filtered. The filter cake was dried under reduced pressure and had a mass of 17.6g. 
The ^H-NMR spectrum indicated purely racemic ethanediylbis(4,6,6,7-tetrahydro- 
indenyl)zirconium dichloride. The total yield is about 55% (based on the amount of starting mate- 
rial). 

15 

Comparative example A: 

Synthesis of ethanediylbis(4,6,6,7-tetrahydroindenyl)zirconium dichloride via ethanedlyl- . 
bis(indenyI)2irconium (2,4-di-tert-butylphenoxlde) chloride 

20 a) Preparation of ZrCl4{tHF)2 

In a dry 500 ml three-neck round-bottom flask which had been flushed with inert gas and was 
equipped with a magnetic stirrer bar, a dropping funnel and a vacuum connection with stopcock, 
18 g (77.4 mmol) of zirconium tetrachloride were suspended in 40 g of toluene. At room tempe- 
rature, 12 g of THF were slowly added via the dropping funnel over a period of 15 minutes. The 

25 suspension was stirred for a further one hour at room temperature. 

b) Preparation of Li(2.4-tBu2-C6H30) 

In a dry 500 ml three-neck round-bottom flask which had been flushed with inert gas and was 
equipped with a magnetic stirrer rod, a dropping funnel and a vacuum connection with stopcock, 
30 16.6 g (77.6 mmol) of 2,4-ditertbutylphenol were dissolved in 20 g of toluene and 4.5 g of THF. At 
room temperature, 24.1 g of a BuLi solution (20% by weight) were slowly added via the dropping 
funnel over a period of 15 minutes. The resulting suspension was stirred for a further one hour at 
room temperature. 

35 c) Preparation of (THF)2Cl3Zr(2.4'tBu2C6H30) 

The solution from step b) was added via a canula over a period of a number of minutes to the 
suspension from step a) at room temperature under nitrogen. Residual lithium phenoxide remai- 
ning in the round-bottom flask was rinsed out using 10 ml of toluene. 
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d) Preparation of ethane-1,2-diylblsindenyldilithium 

In a dry 1000 ml three-neck round-bottom flask which had been flushed >Arith inert gas and was 
equipped with -magnetic stirrer bar, dropping funnel and vacuum connection with stopcock, 20 g 
(77.4 mmol) of 1,2-ethanediyIbisindenyl were dissolved in 40 g of toluene and 7 g of THF. At room 
5 temperature, 50.8g of a Bull solution (20% by weight) were slowly added dropwise over a period 
of 20 minutes. The resulting suspension was stirred for a further 2.5 hours at room temperature. 

e) Preparation of ethanediylbis(indenyl)zirconlum (2.4-di-tert-butylphenoxide) chloride 

The suspension. from step c) was added via a canula to the suspension from step d) under nrtro- 
10 gen. Residues remaining in the round-bottom flask were rinsed out using 10 ml of toluene. The . 
resulting suspension was stirred overnight at room temperature and subsequently placed by me- 
ans of a canula under nitrogen on a glass filter frit No. 4 which had been flushed with inert gas. 
The suspension was filtered into a 1000 ml round-bottom flask with stopcock and the filter cake 
was washed with 10 g of toluene. 



f) Synthesis of ethanediylbis(4.5.6.7-tetrahydroindenyl)2irconium (2,4.ditertbutylphenoxide) chlori- 
de by hydrogenation 

The solution obtained in step e) was transferred under nitrogen into a 1000 ml autoclave provided 
with a hydrogen connection. 4.2 g of palladium on carbon were added to this solution. The stirrer 

20 was started and the reactor was flushed three times with nitrogen and subsequently three times 
* with hydrogen. The reactor was heated to 80**C and pressured with 20 bar of H2. After one hour, 
the pressure had dropped to about 10 bar and was increased again to 20 bar, Afer two hours, the 
pressure had dropped to about 12 bar and was increased again to 20 bar. After 3 hours, the pres- 
sure had dropped to 16 bar, and subsequently stirring and heating were stopped. The ''H-NMR 

25 spectrum showed complete hydrogenation of the starting compound to the target complex. The 
resulting solution was filtered. The filtrate had a mass of 248 g. 

g) Preparation of ethanediylbis(4.5.6.7-tetrahydroindenyl)2irconium dichloride 

30 5,5 g of acetyl chloride were slowly added at room temperature via a dropping funnel to the soluti- 
on obtained in step f). A precipitate formed during the addition of the acetyl chloride. The mixture 
was then allowed to stand for 18 hours at room temperature. 0.6 g of acetyl chloride was subse- 
quently added via the dropping funnel and then the suspension was heated to 45**C for 2 hours. 
The ^H-NMR spectrum showed no resonance which could be assigned to the starting complex 

35 (monophenoxide). The suspension was subsequently filtered. The filter cake was dried under 
reduced pressure and had a mass of 5g. The ^H-NMR spectrum indicated purely racemic et- 
hane^iylbis(4,5,6,7-tetrahydro-indenyl)2irconium dichloride. The total yield is about 15% (based 
on the amount of starting material). 
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Claims: 



5 



10 



A process for preparing partially hydrogenated, racemic ansa-metallocene complexes by 
reacting bridged or unbrldged transition metal-aromatic complexes of the formula I 




(I) 

16 where the substituents and indices have the following meanings: 

M is titanium, zirconium, hafnium, vanadium, niobium, tantalum, chromium, mo- 

lybdenum, tungsten or an element of transition group III of the Periodic Table 
and the lanthanides, 

X are identical or different and are each fluorine, chlorine, bromine, iodine, hy- 

20 drogen, Ci-Cio-alkyl, Ce-Cns-aryl, alkylaryl having from 1 to 10 carbon atoms 

in the alkyi part and from 6 to 20 carbon atoms in the aryl part, -OR''° or- 

n is an Integer from 1 to 4 and corresponds to the valence of M minus 2, 

to R* are identical or different and are each hydrogen, halogen, Ci-C2{r-aIkyl, 3- to 
25 8-membered cycloalkyi which may in turn bear a Ci-Cio-alkyl group as sub- 

stituent, Ce-Cis-aryl, alkylaryl having from 1 to 10 carbon atoms in the alkyI 
part and from 6 to 20 carbon atoms in the aryl part, arylalkyl having from 1 to . 
10 carbon atoms in the alkyl part and from 6 to 20 carbon atoms in the aryl 
part, where adjacent radicals from R^ to R^ may also forni saturated, partially 
30 saturated or unsaturated cyclic groups having from 4 to 15 carbon atoms, 

Si{R^)3. -OR^°, -SR^°. -N(R^°)2. -P(R'*°)2, and all the abovementioned radicals 
may be fully or partially substituted by heteroatoms, 
" R® are identical or different and are each Ci-C2o-alkyl, Ca-Cio-cycloalkyi, 

Ce-Cis-aryl, where the radicals mentioned may be partially or fully substituted 
35 by heteroatoms, 

R^° are identical or different and are each Ci-Cio-alkyl, Ce-Cis-aryl, C3-C10- 



5I1 



cycloalkyi. alkylaryl or Si(R^^)3, 

are identical or different and are each CrCio-alkyl, Ce-Cis-aryl, C3-C10- 
cycloaikyl, alkylaryl; 
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are identical or different and are each 
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R12 



R12 R12 
R12 R12 



R12 

-Mt-CR212— 
R12 
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15 



20 



25 



where 

d12 



m 

Y 

R". R" 



R12 



R12 

-O — Ml— 



R12 



R12 



R12 f^^2 
-c — c— 



R12 R12 



or =BR". =AIR'^-Ge-. -Sn-. -0-. -S-. =SO. =S02. =NR1*. =CO, =PR" or 
=P(0)R", 

are identical or different and are each hydrogen, halogen, Ci-Cio-alkyl, Ci- 
Cio-fluoroalkyl, Ce-Cio-fluoroaryl. Ce-Cio-aryl. Ci-Cior-alkoxy, C2-Cio^ 
alkenyl, CT^C^o-arylalkyl, C8-C4o-arylalkenyl, C7-C4«r-alkylaryl. or two 
radicals R''^ together with the atoms connecting them form a ring, 
is silicon, germanium or tin and 
Is 0, 1, 2 or 3, or 

is nonbridging and represents two radicals R' and R" where 
are as defined for R^ to R* and R*. R" together with adjacent radicals R*, R* 
may also form saturated, partially saturated or unsaturated cyclic groups ha- 
ving from 4 to 1 5 carbon atoms. 



with cyclopentadienyl derivatives of the formula II 
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and the substituents and indices have the following meanings: 

R^*, R^*' are identical or different and are each hydrogen, halogen, Ci-C2o-al- 
kyl, 3- to 8-membered cycloalkyi which may in turn bear a Ci-Cio-alkyl group 
as substituent, Ce-Cig-aryl, alkyiaryl having from 1 to 10 carbon atoms in the 
alkyi part and from 6 to 20 carbon atoms in the aryl part, arylalkyi having from 
1 to 10 carbon atoms in the alky! part and from 6 to 20 carbon atoms in the 
aryl part, -OR^^ -SR^°. -N(R^°)2, -P{R'% or Si(R')3, 
Is a -[Q(R^*)(R^®)]q- group, where 

may be identical or different and are each silicon, germanium, tin or carbon, 
are each hydrogen. d-Cio-alkyl, Ca-Cio-cycloalkyI or Ce-Cie-aryl, and 
is 1,2, 3 or 4; 

r^7'.r2o* are identical or different and are each hydrogen. Ci-Cao-alkyI, 3-to 8- 
membered cycloalkyi which may in turn bear a Ci-Cio-alkyl group as substitu- 
ent, Ce-Cis-aryl or arylalkyi. where adjacent radicals may together form cyclic 
groups having from 4 to 15 carbon atoms, or Si{R^^)3, and 
is an alkali metal ion or alkaline earth metal ion, and 

is 1 when is an alkaline earth metal ion and is 2 when is an alkali metal 
ion; 



2 
Q 

R^^ R^^ 

q 



P 



20 • and heating the resulting reacton mixture to a temperature in the range from minus 78"C to 
250X, with or without addition of free radicals or free radical formers, to give a complex of 
the formula III 



25 



30 




35 



(III) 
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and at least partially hydrogenating III by means of hydrogen in the presence of a suitable 
catalyst. 
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2. A process as claimed in claim 1 , 

wherein, subsequent to the hydrogenation, the bridged phenoxide-analogous Hgand or at 
least one of the two unbridged phenoxide-analogous ligands is/are replaced. 

5 

3. A process as claimed in claim 1 or 2, 
wherein are identical and are each oxygen. 

4. A process as claimed in any of claims 1 to 3, 

10 wherein the hydrogenation is carried out in the presence of homogeneous or heterogene- 

ous catalysts such as Pt, Pd, Rh. Ru, Os or nickel, Raney nickel, their oxides, salts or com- 
plexes, mixtures thereof, if desired on suitable catalyst supports, particularly preferably in 
the presence of Pd on activated carbon. 

16 5. A process as claimed in any of claims 1 to 4, 

wherein the complex of the formula I is firstly prepared by deprotonation of compounds of 
the formula IV 



20 



30 




H H 

25 (IV) 

and subsequent reaction of the deprotonated compound(s) with a suitable transition metal 
compound of the formula V 



MX4(Lewis base)k (V) 

where all radicals are as defined in claim 1 and k is 0. 1 or 2. and the complex of the for- 
nriula I prepared in this way is converted in the reaction solution without isolation of inter- 
mediates into the complex of the formula IV. 

35 6. A process for preparing ethanediylbis{4,5,6,7-tetrahydroindenyl)zirconium bis(2.4,6- 
trimethylphenoxide) as set forth in claim 1 . 

wherein a dihalozirconium bis{2.4.6-trimethyIphenoxlde) compound Is reacted with ethane- 
1,2-diylbisindenyldilithium to form ethanediylbls(indenyl)2irconium bls(2,4,6- 
trimethylphenoxide) which is subsequently hydrogenated to ethanediylbis(4,5,6,7- 
40 tetrahydroindenyl)zirconium bis(2,4.6-trimethylphenoxide). 
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7. A process for preparing ethanediylbis(4,6.6,7-tetrahydroindenyl)zirconlum bis(2.4-dhtert- 
butylphenoxide) as set forth in claim 1. 

wherein a dihalozirconium bis(2,4-di-tert-butylphenoxlde) compound is reacted with etha- 
5 ne-1,2-diylbisindenyldilithium to form ethanediylbls(indenyl)2irconium bis(2.4-dl-tert- 

butylphenoxide) which is subsequently hydrogenated to ethanediylbis(4,5,6,7- 
tetrahydroindenyl)2irconium bis(2,4-dMert-butylphenoxlde). 

8. A process for preparing ethanedlyIbls(4,5.6.7-tetrahydroindenyl)2irconium dichloride as set 
10 forth in any of claims 2-5, 

wherein a dihalozirconium bis(2,4,6-trimethylphenoxide) compound is reacted with ethane- 
1,2-diylbisindenyldilithium to form ethanediylbis(indenyl)2irconium bis(2,4,6- 
trimethylphenoxide) which is subsequently hydrogenated to ethanediylbis(4,6,6,7- 
tetrahydrolndenyl)2irconium bis(2,4,6-trimethylphenoxide) and the phenoxide groups are 
16 subsequently replaced. 

9. A process for preparing ethanediylbis{4,5.6,7-tetrahydroindenyl)2irconium dichloride as set 
forth in any of claims 2-5, 

wherein a dihalozirconium bis(2,4-di-tert-butyIphenoxide) compound is reacted with etha- 
20 ne-1 ,2-diy!bisindenyldilithium to form ethanedlylbis(lndenyl)2irconiunri bls(2,4-di-tert- 

butylphenoxlde) which is subsequently hydrogenated to ethanediylbis(4,5,6,7- 
.tetrahydroindenyl)2irconium bis(2.4-di-tert-butylphenoxide) and the phenoxide groups are 
subsequently replaced. 

26 1 0. A racemic ansa-metallocene complex of the formula VI: 
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(VI) 
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where the substituents and indices have the following meanings: 



10 



15 



20 



25 



M 



n 

to 



5 10 



Y. 



is titanium, zirconium, hafnium, vanadium, niobium, tantalum, chromium, mo- 
lybdenum, tungsten or an element of transition group III of the Periodic Table 
and the lanthanides, 

are identical or different and are each fluorine, chlorine, bromine, iodine, hy- 
drogen, Ci-Cio-alkyl, Ce-Cis-aryl, alkylaryl having f rom i to 10 carbon atoms 
in the alkyi part and from 6 to 20 carbon atoms In the aryl part, -OR^° or- 
NR^^R^\ 

is an integer from 1 to 4 and corresponds to the valence of M minus 2, 
are identical ordifferent and are each hydrogen, halogen, Ci-C2o-alkyl. 3- to 
8-membered cycloalkyi which may in turn bear a Ci-Cio-alkyl group as sub- 
stituent, Ce-Cis-aryl, alkyiaryl having from 1 to 10 carbon atoms In the alkyI 
part and from 6 to 20 carbon atoms in the aryl part, arylalkyl having from 1 to 
10 carbon atoms in the alkyI part and from 6 to 20 carbon atoms in the aryl 
part, where adjacent radicals from R^ to R^ may also form saturated, partially 
saturated or unsaturated cyclic groups having from 5 to 15 carbon atoms, 
Si(R?)3. -0R''°, -SR^°, -N(R^°)2, -P(R^°)2, and all the abovementioned radicals 
may be fully or partially substituted by heteroatoms, 
are identical or different and are each Ci-C2o-aIkyl, Ca-Cio-cycloalkyI, 
Ce-Cis-aryl, where the radicals mentioned may be partially or fully substituted 
by heteroatoms, 

are identical or different and are each Ci-Cio-alkyl, Ce-Cis-aryl, C3-C10- 
cycloalkyi, alkylaryl or Si(R^^)3, 

are identical or different and are each Ci-Cio-alkyI, Ce-Cig-aryl, C3-C10- 

cycloalkyl, alkylaryl; 

are identical or different and are each 
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or =BR", =AIR^*,-Ge-, -Sn-, -0-. -S-, =SO, =S02, =NR", -CO, =PR" or 
=P(0)R", 
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are identical or different and are each hydrogen, halogen, Ci-Cio-alkyl, Ci- 
Cio-fluoroalkyl, Ce-Cio-fluoroaryl, Ce-Cio-aryl. Ci-Cio-alkoxy. Cr-Cipn 
alkenyl, C7~C4crarylalkyl, C8-C4o-aryIalkenyl, C7-C4(r-alkylaryl, or two 
radicals R^^ together with the atoms connecting thehr) form a ring, 
is silicon, germanium or tin and 
is 0, 1,2 or 3. or 

is nonbridging and represents two radicals R' and R", where 
are as defined for R^ to R® and R', R" together with adjacent radicals R"*, R® 
may also form saturated, partially saturated or unsaturated cyclic groups har 
ving from 4 to 16 carbon atoms, 
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is a divalent group such as 



and 




or 



or 
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is a divalent group such as 
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and the substituents and indices have the following meanings 

R^^', R^"*, R^^' are identical or different and are each hydrogen, halogen, Ci-C2o-al- 
kyl, 3- to 8-membered cycloalkyi which may In turn bear a Ci-Cio-alkyl group 
as substituent, Ce-Cis-aryl, alkylary! having from 1 to 10 carbon atoms in the 
6 alkyi part and from 6 to 20 carbon atoms in the aryl part, arylalkyi having from 

1 to 10 carbon atoms in the alky! part and from 6 to 20 carbon atoms in the 
aryl part. -0R^°. -SR^°. -N(R^°)2. -P(R^°)2 or Si(R®)3, and 
Z is a -IQ(R'*)(R^%- group, where 

Q can be identical or different and is silicon, germanium, tin or carbon, 

10 R^^ R*"® are each hydrogen, CrCio-alkyI, Ca-Cio-cycloalkyI or Ce-Cis-aryi, and 

q is 1,2. 3 or 4; 

R'^^-R^". R^^-R^^* are identical or different and are each hydrogen, Ci-C2o-alkyl, 3- to 8- 
membered cycloalkyi which may in turn bear a Ci-Cio-alkyl group as substitu- 
ent, Pe-Cis-aryl or arylalkyi, where adjacent radicals may also together form 
16 cyclic groups having from- 4 to 16 carbon atoms, or Si(R^'')3. 

11. A metallocene complex as claimed in claim 8 selected from among ethanediylbis(4,5,6,7- 
tetrahydroindenyl)2irconium difiuoride, ethanediyIbis(4,5,6,7-tetrahydroindenyl)2irconium 
dichloride, ethanediylbis(4.5,6,7-tetrahydroindenyl)zirconium dibromlde, rac- 

20 ethanedlyIbis(2-methyl-4,5.6,7-tetrahydroindenyl)2irconium dichloride and rao- 

ethanediylbis(2-ethyI-4,5,6.7-tetrahydroindenyl)2irconlum dichloride. 

12. The use of a racemic metallocene complex as claimed in claim 8 or 9 as a catalyst or as a 
constituent of a catalyst for the polymerization of olefinically unsaturated compounds or as 

25 a reagent or catalyst In stereoselective synthesis. 
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A process for preparing partially hydrogenated, racemic ansa-metallocene complexes by 
reacting bridged or unbrldged transition metal-aromatic complexes of the formula I 



10 




(1) 

15 where the substituents and indices have the following meanings: 

M is titanium, zirconium, hafnium, vanadium, niobium, tantalum, chromium, mo- 

lybdenum, tungsten or an element of transition group III of the Periodic Table 
and the lanthanides, 

X are Identical or different and are each fluorine, chlorine, bromine, iodine, hy- 

20 drogen, Ci-Cio-alkyl, Ce-Cis-aryl, alkylaryl having from 1 to 10 carbon atoms 

in the alkyi part and from 6 to 20 carbon atoms In the aryl part, -OR^® or- 

n is an integer from 1 to 4 and corresponds to the valence of M minus 2, 

R'* to R^ are identical or different and are each hydrogen, halogen, Ci-Czo-alkyl. 3- to 
25 8-membered cycloalkyi which may in turn bear a Ci-Cio-alkyl group as sub- 

stituent, Ce-Cis-aryl, alkylaryl having from 1 to 10 carbon atoms In the alkyI 
part and from 6 to 20 carbon atoms in the aryl part, arylalkyi having from 1 to 
10 carbon atoms in the alkyt part and from 6 to 20 cari3on atoms in the aryl 
part, where adjacent radicals from R^ to R^ may also fonm saturated, partially 
30 saturated or unsaturated cyclic groups having from 4 to 15 cari^on atoms, 

S\{R\ -0R^°, -SR^*'. -NCR^^. -P(R^'^)2. and all the abovementioned radicals 
may be fully or partially substituted by heteroatoms. 
■ R® are identical or different and are each Ci-Cao-alkyI, Ca-Cio-cycloaikyI, 

Ce-Cis-aryl, where the radicals mentioned may be partially or fully substituted 
35 by heteroatoms, 

are identical or different and are each Ci-Cio-alkyl, Ce-Cis-aryl, C3-C10- 
cycloalkyl. alkylaryl or Si(R^^)3, 

are Identical or different and are each Ci-Cio-alkyl, Ce-Cis-aryl, Ca-Cio- 
cycloalkyl, alkylaryl; 

40 



all 
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are identical or different and are each 



R12 
R12 



R12 R12 
— Mt— 



R12 R12 



R12 

-hi I-CR2I?- 
R12 



10 



R12 



1- 

R12 



R12 



o — m— 

R12 



R12 R12 

I I 

-c — c— 



R12 R12 



or =:BR'^ =AIR^^-Ge-, -Sn-. -0-, -S«. =SO, =S02, =NR7^ =C0. =PR^^ or 
=P(0)R^^ 



15 



20 



25 



where 

f3l2 



m 
Y 

R'. R" 



are identical or different and are each hydrogen, halogen, Ci-Cio-aIkyl, Ci- 
Ci(r-fluoroalkyl, Ce-Cio-fluoroaryi. Ce-Cio-aryl, Ci-Cio-alkoxy, C2-C10- 
alkenyl. C7-C4cr-arylalkyl, CB-C4cr-arylalkenyl, Cr-C4cr-alkylaryl, or two 
radicals R**^ together with the atoms connecting them form a ring, 
is silicon, germanium or tin and 
isO, 1. 2 or 3, or 

is nonbridging and represents two radicals R' and R" where 
are as defined for R^ to R® and R\ R" together with adjacent radicals R"*, R® 
may also fomn saturated, partially saturated or unsaturated cyclic groups ha- 
ving from 4 to 15 carbon atoms, 



with cyclopentadienyl derivatives of the formula II 



30 



35 
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and the substituents and indices liave tlie following meanings: 



10 



15 



Z 
Q 



q 



Mr 
p 



R^\ R^^' are identical or different and are each hydrogen, halogen, Ci-Cjo-al- 
kyl, 3- to 8-membered cycloalkyi which may in tum bear a Ci-Cio-alkyl group 
as substituent, Cs-Ci^ryl, alkylaryl having from 1 to 10 carbon atoms in Vne 
alkyi part and from 6 to 20 carbon atoms in the aryl part, arylalkyi having from 
1 to 10 carbon atoms in the alky! part and from 6 to 20 carbon atoms in the 
aryl part, -0R'°, -SR'°, -N(R'°)2, -P{R^'% or Si(RV 
is a -[Q(R^*){R^®)]q- group, where 

may be identical or different and are each silicon, germanium, tin or carbon, 
are each hydrogen, Ci-Cio-alkyl, Ca-Cio-cycloalkyl or Ce-Cis-aryl, and 
is 1,2, 3 or 4; 

R^^~R^ are idenfical or different and are each hydrogen, Ci-Caralkyl, 3-to 8- 
membered cycloalkyi which may In tum bear a Ci-Cio-alkyl group as substitu- 
ent, Ce-Cis-aryl or arylalkyi, where adjacent radicals may together form cyclic 
groups having from 4 to 15 carbon atoms, or Si(R")3, and 
is an alkali metal ion or alkaline earth metal ion, and 

is 1 when is an alkaline earth metal ion and is 2 when IVI^ is an alkali metal 
ion; 



20 



and heating the resulting reacton mixture to a temperature in the range from minus 78°C to 
250''C, with or without addition of free radicals or free radical formers, to give a complex of 
the formula III . 



25 



30 




35 



(III) 



and at least partially hydrogenating III by means of hydrogen in the presence of a suitable 
40 catalyst 
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40 



30 



!. A process as claimed in claim 1 , 

wherein, subsequent to the hydrogenatlon, tlie bridged phenoxide-analogous Hgand or at 
least one of the two unbridged phenoxide-analogous ligands is/are replaced. 

5 

3. A process as claimed in claim 1 or 2, 
wherein are identical and are each oxygen. 

4. A process as claimed in any of claims 1 to 3, 

10 wherein the hydrogenatlon is carried out in the presence of homogeneous or heterogene- 

ous catalysts such as Pt, Pd, Rh, Ru. Os or nickel, Raney nickel, their oxides, salts or com- 
plexes, mixtures thereof, if desired on suitable catalyst supports, particularly preferably in 
the presence of Pd on activated carbon. 

15 5. A process as claimed in any of claims 1 to 4. 

wherein the complex of the formula I is firstly prepared by deprotonation of compounds of 
the formula IV 



20 




25 (IV) 

and subsequent reaction of the deprotonated compound(s} with a suitable transition metal 
compound of the formula V 



MX4(Lewi5 base)k (V) 

where all radicals are as defined in claim 1 and k is 0, 1 or 2, and the complex of the for- 
mula I prepared in this way is converted in the reaction solution without isolation of inter- 
mediates into the complex of the formula IV. 



35 6. A process for preparing ethanediy!bis(4,5,6,7-tetrahydroindenyl)zlrconium bis(2,4,6- 
trimethylphenoxlde) as set forth in claim 1 , 

wherein a dihalozirconium bis(2,4,6-trimethylphenoxide) compound is reacted with ethane- 
1,2-diylbisindenyldilithium to form ethanediylbis(indenyl)2irconlum b1s{2,4,6- 
trimethylphenoxide) which is subsequently hydrogenated to ethanediylbis(4,5,6,7- 
40 tetrahydroindenyl)2irconium bls(2,4,6-trimetiiylphenoxjde). 
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7. A process for preparing ethanedlylbis(4.5,6 J-tetrahydroindenyl)zirconium bis(2,4-di-tert- 
butylphenoxide) as set forth in claim 1, 

wherein a dihalozirconium bis(2,4-di4ert-butylphenoxide) compound is reacted witti etha- 
5 ne-1 ,2-diylbisindenyldiIithium to form ethanediylbis(indenyl)zirconium bis(2,4-<li-tert- 

butylphenoxide) which is subsequently hydrogenated to ethanediylbis(4,5,6,7- 
tetrahydroindenyl)zirconium bis(2,4-di-tert-butylp.henoxide). 

8. A process for preparing ethanediylbis(4,5,6,7-tetrahydroindenyl)zirconium dichloride as set 
1 0 forth in any of claims 2*5, 

wherein a dihalozirconium bis(2,4,6-trimethylphenoxide) compound is reacted with ethane- 
1,2-diylblsindenyldiltthium to fonm ethanediylbis(indenyl)zirconium bis(2,4,6- 
trimethylphenoxide) which is subsequently hydrogenated to ethanedlylbis{4,5,6,7- 
tetrahydroindenyOzlrconium bis(2,4,6-trimethylphenoxide) and the phenoxide groups are 
15 subsequently replaced. 

9. A process for preparing ethanediylbls(4,5,6,7-tetrahydroindenyl)zlrconium dichloride as set 
forth In any of claims 2-5, 

wherein a dihalozirconium bis(2,4-di-tert-butylphenoxide) compound is reacted with etha- 
20 ne-1 ,2-diylbisindenyldilithium to form ethanediylbis(indenyl)zirconium bis(2,4-di-tert- 

butylphenoxide) which is subsequently hydrogenated to ethanediylbis(4,5,6,7- 
tetrahydroindenyOzirconium bis{2,4-di-tert-butylphenoxide) and the phenoxide groups are 
subsequently replaced. 

25 1 0. A racemic ansa-metallocene complex of the formula VI: 



30 



35 




(VI) 
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where the substituents and indices have the following meanings: 



10 



15 



20 



25 



M 



to R° 



Y, 



is titanium, zirconium, hafnium, vanadium, niobium, tantalum, chromium, mo- 
lybdenum, tungsten or an element of transition group III of the Periodic Table 
and the lanthanides, 

are identical or different and are each fluorine, chlorine, bromine, iodine, hy- 
drogen, Ci-Cicr-alkyl, Ce-Cis-aryl, alkylaryl having from 1 to 10 carbon atoms 
in the alkyi part and from 6 to 20 carbon atoms in the aryl part -OR^° or - 

is an integer from 1 to 4 and corresponds to the valence of M minus 2, 
are identical or different and are each hydrogen, halogen, Ci-C2cr-alkyl, 3- to 
8-membered cycloalkyi which may In turn bear a Ci-Cio-alkyl group as sub- 
stituent, Cs-Cis-aryl, alkylaryl having from 1 to 10 carbon atoms In the alkyi 
part and from 6 to 20 carbon atoms in the aryl part, arylalkyi having from 1 to 
10 carbon atoms in the alkyi part and from 6 to 20 carbon atoms in the aryl 
part, where adjacent radicals from R^ to R^ may also fomri saturated, partially 
saturated or unsaturated cyclic groups having from 5 to 15 carbon atoms, 
Si(R?)3. -OR^°. -SR^°. -N(R^°)2. -P(R^°)2. and all the abovementioned radicals 
may be fully or partially substituted by heteroatoms, 
are identical or different and are each Ci-C2o-alkyl. C3~Ci(r-cycloalkyl, 
Ce-Cis-aryl, where the radicals mentioned may be partially or fully substituted 
by heteroatoms, 

are identical or different and are each Ci-Cio-alkyI, Ce-Cis-aryl, C3-Cio* 
cycloalkyi, alkylaryl or Si(R^^)3, 

are Identical or different and are each Ct-Cio-alkyl, Ce-Cie-aryl, C3-C10- 

cycloalkyl, alkylaryl; 

are identical or different and are each 



30 



R12 



-Ml- 



R12 



R12 R12 



Ml — M1- 



R12 R12 



R12 



M'K)R2l2— 
R12 



35 



R12 

I 

c— 



R12 



R12 
R12 



RI2 |jl12 

c — c— 



R12 R12 



or=BR". =AIR".-Ge-, -Sn-. -0-. -S-. =SO. =S02, =NR", =CO, =PR" or 
=P(0)R". 



40 
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where 



10 



>12 



m 
Y 

R'. R" 



where 



are identical or different and are each hydrogen, halogen, Ci-Cia-alicyi, Ci- 
Cio-fluoroallcyl, Ce-Cio-fluoroaryl, Ce-Cio-aryi, Ci-Cior-ailcoxy, CarCior 
ailcenyl, C7-C4(rarylall<y!, C8-C4<rarylall<enyl, C7-C4(r-alkyiaryl. or two 
radicals together with the atoms connecting them fbmn a ring, 
is silicon, germanium or tin and 
is 0, 1, 2 or 3. or 

is nonbridging and represents two radicals R' and R", where 
are as defined for R^ to R° and R', R" together with adjacent radicals R*, R^ 
may also form saturated, partially saturated or unsaturated cyclic groups ha^ 
ving from 4 to 15 carbon atoms, 



15 




20 



25 



is a divalent group such as 



and 




?17 



-N 




»18 



19 



30 




is a divalent group such as 



35 



52or 



or 



R^^\^S^ or 
Rir/ 



R 



19- 




N — 



40 



and the substituents and indices have the following meanings 

R^^. R^^\ R^"^. R^^ are identical or different and are each hydrogen, halogen, Ci-Cztr-al- 
kyl, 3- to S-membered cycloalkyi which may in turn bear a Ci-Cio-all^yl group 
as substituent, Cs-Cis-aryl, alkylaryl having from 1 to 10 carbon atoms in the 
alkyl part and from 6 to 20 carbon atoms in the aryl part, arylalkyi having from 
1 to 10 carbon atoms in the alkyl part and from 6 to 20 carbon atoms in the 
aryl part, -OR^^ -SR'°. -N(R'')2. "P(R'°)2 or Si(RV and 

Z Is a -[Q(R'^)(R^%- group, where 

Q can be identical or different and is silicon, germanium, tin or carbon, 

R^^, R^® are each hydrogen, Ci-Cio-alkyl. Ca-Cio-cycloalkyI or Ce-Cis-aryl, and 
q is 1,2, 3 or 4; 

R^^-R^, R^^-R^"" are identical or different and are each hydrogen, Ci-C2o-alkyl. 3- to 8- 
membered cycloalkyi which may In turn bear a Ci-Cio-alkyl group as substitu- 
ent, p6-Ci5-aryl or arylalkyi, where adjacent radicals may also together fonn 
cyclic groups having from- 4 to 15 carbon atoms, or Si(R^^)3. 

A metallocene complex as claimed in claim 8 selected from among ethanediylbis(4,5.6,7- 
tetrahydroindenyl)zirconium difluoride, ethanediylbis{4,5,6,7-tetrahydroindenyl)2irconium 
dichloride, ethanediylbis(4,5.6,7-tetrahydroindenyl)zirconium dibromide, rac- 
ethanediyIbis(2-methyi-4,5,6.7-tetrahydroindenyl)zirconium dichloride and rac- 
ethanediylbis(2-ethyI-4,5,6,7-tetrahydroindenyl)zlrconium dichloride. 

The use of a racemic metallocene complex as claimed in claim 8 or 9 as a catalyst or as a 
constituent of a catalyst for the polymerization of olefinlcally unsaturated compounds or as 
a reagent or catalyst in stereoselective synthesis. 
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XP002273501 ' ' 

D1 0: EP-A-0 643 079 (SPHERILENE SRL) 1 5 March 1 995 (1 995-03-1 5) 
Novelty 

D1 . D2 do not disclose the compounds of fomiula Via or the intermediates in the 
reaction of claim 1 . 

The present claims differ from the disclosures of D3. D4 and D5 through the step of 
hydrogenating a compound of formula III. 



'orm PCT/Separate SheeV409 (Sheet 1) (EPO-Aprll 1 997) 



SSI^^E^^^^ PCT/EP03/11679 

D6 discloses the use of ethylene-1,2-bis-(4,5,6,7-tetrahydro-1-lndenyl) metallocene 
catalysts, but not a method for their preparation. 

It does not however specifically disclose the intermediate of fomiula (III) and its 
subsequent hydrogenation, 

D8 -D10 do not disclose processes involving the intermediate Involving the ansa 
compound of fomnula III. 

Inventive Step 

The closest prior art is considered to be D3. since this discloses a similar process to 
that claimed for the preparation of compounds according to formula VI. 

The difference between the claimed process and that of D3 lies In the fact that the 
hydrogenated products of the present claims are obtained from the corresponding 
aromatic compounds of fomiula III. whereas the hydrogenated graup is already present 
in the starting compound of fomnula I in D3, cf definitions of to 

D7 discloses In general a process for the hydrogenation of metallocenes and certain 
specific metallocenes such as rac-ethylenbis(indenyl)2irconium dichloride D7 discloses 
in general a process for the hydrogenation of metallocenes and certain specific 
metallocenes such as rac-ethylenbis(lndenyl)zlrconlum dichloride 
The skilled person wishing to provide a further process for the preparation of 
hydrogenated metallocenes would have found it to obvious to add the further step of 
hydrogenating the aromatic compounds of D3. in particular taking the general teachings 
of D7 into account. ^ 



Contrary to the requirements of Rule 5.1 (a)(ii) PCT. the relevant background art 
disclosed in the documents D3 and D7 is not mentioned in the description, nor are 
these documents Identified therein. 
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Claims: 



A process for preparing partially hydrogenated, racemfc ansa-metallocene complexes of 
formula Via 



10 



15 



Hal 




by reacting bridged or unbridged transition metal-aromatic complexes of the formula I 



20 



25 




30 



35 



(I) 

where the substituents and indices have the following meanings: 

M is titanium, zirconium, hafnium, vanadium, niobium, tantalum, chromium, mo- 

lybdenum, tungsten or an element of transition group ill of the Periodic Table 
and the lanthanides, 

X are identical or different and are each fluorine, chlorine, bromine, iodine, hy- 

drogen. Ci-Cio-alkyl, Cg-Cis^ryl. atkyiaryl having from 1 to 10 carbon atoms 
in the allcyl part and fiiom 6 to 20 carbon atoms in the aryl part, -OR^° or - 



n 

to 



40 



is an integer from 1 to 4 and corresponds to the valence of iy/l minus 2, 
are identical or different and are each hydrogen, halogen, Ci-Cao-^lkyl, 3- to 
S-membered cycloalkyi which may in turn bear a Ci-Ci(r-alkyl group as sub- 
sfa'tuent, Cff-Cns-aryl, alkyiaryl having from 1 to 10 carbon atoms in the aikyt 
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10 



R" 
Y, Y' 



15 



part and from 6 to 20 carbon atoms in the aryl part, arylalkyi having from 1 to 
10 carbon atoms in the alkyi part and from 6 to 20 carbon atoms in the aryl 
part, where adjacent radicals from to r' may also form saturated." partially 
saturated or unsaturated cyclic groups having from 4 to 15 carbon atoms 
Si(R%, -OR« ^R^°. -N(R^%. .P(R«)„ and all the abovementioned radi<»l8 
may be fully or partially substituted by heteroatoms, 
are identical or different and are each C-Car-alkyl. C3-C,o-cycloalkyl, 
Ce-C,s-aryl. where the radicals mentioned may be partially or fully substituted 
by heteroatoms, 

are identical or different and are each Ci-C,o-alkyl. Ce^,jrary|, Cs-Co- 
cycloalkyl. alkylaryl or Si(R")3. 

are identical or different and are each C,-C„ralkyl, CrCf^ryl. Ca-Co- 

cycloalkyl, alkylaryl; 

are Identical or different and are each 



R12 

-iy/|i— 



R12 R12 
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where 
R« 



m 
Y 

R', R" 



Ij?l2 

r 

R12 



R12 

-O — M— 
R12 



R12 R12 

— i— 

R12 R12 



or =BR«. =AIR«, -Ge-. -Sn-. -0-. -S-. =SO, -SOj. =NR«. =CO, =PR« or 



40 



=P(0)R", 



are Identical or different and are each hydrogen, halogen. Ci-C,o-alkyl. C,- 
Ccr-fiuoroalkyl. Ce-Cor-fluoroaryl. Cs-Co-aryl, C-Cig-alkoxy. Cz-C,^ 
alkenyl^C7-C«r-arylalkyl. C8-C4o-arylalkenyl, C7-C4o-alkylaryl. ortworadi- 
cals R" together with the atoms connecting them fbrni a ring, 
is silicon, germanium or tin and 
isO. 1,2 or 3, or 

Is nonbridging and represents two radicals R* and R" where 
are as defined for R' to R» and R'. R" together with adjacent radk»ls R*. R» 
may also fonn saturated, partially saturated, or unsaturated cyclic groups hav- 
ing from 4 to 15 carbon atoms. 
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with cyclopentadienyl derivatives of the formula II 




(") 

where 




is a divalent group such as 



and 




is a divalent group such as 
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and the substituents and indices have the following meanings: 

R , R , R , R are identical or different and are each hydrogen, halogen, Ci-Caa- 
alicyl. 3- to 8-membered cycloall<yl which may in turn bear a C,-Cio-alityl 
group as substituent. CarCis-aryl. allcylaryl having from 1 to 10 carbon atoms 
in the allcyl part and from 6 to 20 carbon atoms in the aryl part, arylall^yl having 
fhwn 1 to 10 carbon atoms in the ail<yl part and fix>m 6 to 20 carbon atoms in 
the aryl part. -OR^ -SR". -N(R'\. .P(r'% or S\{R\ 

2 is a -IQ(R^'^(R^®)1,- group, where 

Q may be identical or different and are each silicon, genmanlum. tin or carbon, 

R", R'* are each hydrogen, Ci-Cio-all<yl, Ca-Cio-cycloaikyI or Cs-Cis-aryl, and 
q is 1.2, 3 or 4; 

R"-R^, R^^-R^ are identical or different and are each hydrogen, C-Caralkyl. 3-to 8- 
membered cycloallcyl which may in turn bear a C,-C,o-all<yl group as substitu- 
ent, Cfl-Cis-aryl or arylalltyl. where adjacent radicals may together form cyclic 
groups having firom 4 to 15 carbon atoms, or Si{R")3. and 
is an alkali metal Ion or alkaline earOi metal ion, and 

p Is 1 when is an alkaline earth metal ion and is 2 when is an alkali metal 

k>n; 

and heating the resulting reacton mixture to a temperature in the range fix>m minus 78»C to 
250X, with or wittiout addition of free radicals or free radical fbnners. to give a complex of 
the fomiula III 




(III). 

at least partially hydrogenating III by means of hydrogen in the presence of a suitable cata- 
lyst to a complex of formula VI 



lueoeo 



40 



10 




15 



(VI) 

and replacing the bridged phenoxide-analogous ligand or the two phenoxide-analogous 
ligands to give the complexes of formula Via 



20 



where 



25 is a divalent group such as 
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or 
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ra 



or 
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and 
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is a divalent group such as 



5 



R 



Rift 




Rir/ 



N — 
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and 



is fluorine, chlorine, bromine or iodine. 
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A process as claimed in claim 1, 

wherein Y* are identical and are each oxygen. 

A process as claimed in claim 1 or 2, 

wherein the hydrogenation is carried out in the presence of homogeneous or heterogene- 
ous catalysts such as Pt, Pd, Rh, Ru. Os or nickel, Raney nickel, their oxWes. saKs or com- 
plexes, mixtures thereof, if desired on suitable catalyst supports, particuiariy preferably In 
the presence of Pd on activated carbon. 

A process as claimed in any of claims 1 to 3. 

wherein the complex of the formula I is firstly prepared by deprotonation of compounds of 
the formula IV 



(IV) 

and subsequent reaction of the deprotonated compound(s) witti a suitable transition metal 
compound of the formula V 




iMX4(Lewis base)k 



(V) 
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where all radicals are as defined in claim 1 and k is 0. 1 or 2. and the complex of the for- 
mula I prepared in this way is converted in the reaction solution wHhout isolation of Inter- 
mediates into the complex of the formula iV. 

5. A process as claimed in any of claims 1 to 4 for preparing ethanediylbis(4,5,6,7- 
tetrahydroindenyl)zlrconium dichloride (compound of formula Via), 
wherein a dihalozlrconium bls(2.4,6-trimethylphenoxlde) compound (compound of for- 
mula I) is reacted with ethane-1.2-diylbisindenyldillthlum (compound of formula II) to form 
ethanediylbls(indenyl)zirconium bls(2.4,6-trimethylphenoxlde) (compound of formula III) 
which is subsequently hydrogenated to ethanediylbis(4.5.6.7-tetrahydrolndenyI)2iroonlum • 
bls(2.4,6-trimethylphenoxlde) (compound of formula VI) and the phenoxide groups are sub- 
sequently replaced. 

6. A process as claimed In any of claims 1 to 4 for preparing ethanediylbis(4,5,6.7- 
tetrahydroindenyl)zirconium dichloride (compound of formula Via), 
wherein a dihaiozirconlum bIs(2.4.di-tert-butylphenoxlde) compound (compound of for- 
mula I) Is reacted with ethane.1,2-diylblsindenyldilithium (compound of formula II) to form 
ethanediyibis(lndenyl)zirconium bls(2.4-di-tert-butylphenoxlde) (compound of formula III) 
which is subsequently hydrogenated to ethanedlylbls(4.5.6,7-tetrahydrolndenyl)2lrconium 
bis(2.4-di-tert-butylphenoxide) (compound of fonnula VI) and the phenoxide groups are 
subsequently replaced. 
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